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Ir would be difficult to explain why so many books 
of a purely technical type have been written or 
compiled on the subject of alloys and metals 
generally, and so little attention has been given to 
the methods and formule that find favour in the 
foundry. 

No such work, dealing with the practical points 
of alloying, has been presented yet, so far as we 
know; and hitherto, for want of such a vade mecum, 
brassfounders have had to struggle through a mass of 
technical details before they could arrive at an under- 
standing of the few things of importance in the 
making of alloys. 

This handbook is an attempt to meet the want ; 
and being the accumulated experience and data 
gathered throughout an extensive responsible con- 
nection with the trade, it is calculated to present the 
practical features of manufacturing the alloys on a 
commercial basis. 
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By classifying the particular alloys required by 
the several branches of trade interested in them, and 
by tabulating only those mixtures which have been 
approved in practice, as well as by discussing freely 
what are understood to be the best methods of con- 
ducting the various operations, we hope to make 
these pages both interesting and profitable to all 
who are engaged in or connected with brassfounding. 


JES B: 


Guascow: 1901. 
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BRASSFOUNDERS’ ALLOYS.. 


INTRODUCTION. 


Ir is not within the province of a mere handbook of 
alloys to give any elaborate description of the metals 
- and their uses; therefore we make no attempt to 
grapple with their history, prior to the refining pro- 
cesses that all metals are more or less subject to before 
being brought into the market, neither do we purpose 
straining at the academic style common to the text- 
books on the subject; our aim being, briefly, to place 
before practical metal-workers a résumé of the opera- 
tions involved in the manufacture of the various 
brassfounders’ alloys, along with some carefully chosen 
tables of mixtures in present use. 

Naturally, we leave the statement of the technical 
relations of metals and alloys, their physical formule, 
and the evolution of chemical equations, to those 
specially fitted to deal with these matters. 

Various methods of classifying the metals have 
been adopted by the different scientists. 
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The chemists have grouped them according to 
their affinities and the character of the compounds 
they are capable of forming with the other elements, 
as oxides, sulphides, chlorides, carbonates, silicates, etc. ; 
the physicists have divided them according to their 
densities or their relations to heat, light, electricity 
and magnetism; the metallurgists have separated 
them into classes and masses, “ free ” and “‘ combined,” 
noble and base metals, alkaline and earthy metals ; and, 
as we have not touched on their relations to geometry, 
mechanics, mineralogy or other sciences, this does not 
by any means exhaust the list of possible divisions. 

For our present purpose, however, it will suffice to 
keep before our minds the physical appearance and 
uses of the few metals commonly used in the manu- 
facture of brassfounders’ alloys; and, although these 
may be quite familiar to most people, we make a. point 
of omitting no essential details on that account. 

As already indicated, the metals, or as many of them 
as are found serviceable for brassfounders’ alloys, will 
be considered only in their ultimate or commercial con- 
dition, so we proceed by giving the following table 
of established data respecting them. The atomic 
weights are those derived from the experiments of 
Stas. The other data are selected from various 
authorities ; but, as in practice, a slight deviation from 
theory is to be expected, and, as no two similar pleces 
behave in precisely the same manner, the figures must 
be looked upon as being only approximately correct. 
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TABLE GIVING SpEciFIC Gravity, ATomic WeicuTs, FUsinG 
Points anD WeIcHT per Cusic Foor or THe Userun 


METALS. 

Metals. | symbo, Spsfe | Atomic | Fusing Point | ne cable 
Aluminium (cast)) Al. | 2°56 | 27°5 1157 160 
Antimony. . .| Sb. | 6°70 | 122-0 797 419 
FATSONIG! F510 of. AS? 5°96 | 74:9 és ot 
Bismuth ~ . =| Bi 9°82 | 210°0 | 516 614 
Cadmium. . .| Cd. 8°45 | 111°6 599 528 
Chromium . .| Cr. 8°69 | 52-4 | above 4500 ae 
Cobalt . . .| Co. | 8:90| 58°6 2732 555 
Copper . . .| Cue] 8°80] 63-0} 1929 549 
Golda. . .5 =| At Ioana 96°2 2280 12038 
Tron (cast) . .| Fe. 7°20'| 55°9 2737 450 

» (wrought) .| .. Oat oe 4000 486 
», (steel cast) .| .. 7°90 a 3497 490 
foead- =. . sw Pb. | 1 405/2206"4 626 710 
Magnesium . .| Mg. | 1°75} 23°9 1428 109 
Manganese . .| Mn. | 8:03) 54°8 2912 500 
Mercury . . .| Hg. | 13°60 | 199°8 39 849 
Nickel cee aN Ts 8°28 | 58°6 2643 516 
Platinum. . .| Pl. | 21°52 | 196-7 | above 4000 | 1342 
Silver... .| Ag. | 10°50 | 107-6 1733 655 
Pinwenee wee esto 40) LUTES 450 462 
raat } W. | 19°80 | 184-0 | above 5000 | 1236 
olfram 
Zinc (cast) . .| Zn. 6°86 | 64:9 779 428 
Metalloids. 
Phosphorus . .| P. ere | BO) 111 
pawones ul Su) 2°50.) -26-0 
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CHAPTER I. 


USES AND CHARACTERISTICS OF THE 
COMMON METALS. 


SPECIALISATION is the feature of the new century. © 
We used to be content with “ progress”’ for a watch- 
word, and we strove hard to march in its line, but 
always in an empirical manner, which led us into 
many disagreeable experiences, and finally taught us 
that it was only by striking off into particular grooves 
—by becoming specialists—that the highest progress 
could be achieved. Scientific experts by engaging in 
special study and investigation have been able to diffuse 
principles of universal interest, and solve problems of 
immeasurable industrial advantage, thus helping on 
the general progress towards perfection in the several 
departments of science and art. Consequently, spe- 
cialisation implies progress, and divisional labour has 
its place in the laboratory as well as in the workshop. 
Metallurgy as a science has developed surprisingly 
since the experts have ceased to be mere chemists 
knowing the proces verbal of the physical properties 
of metals. Manufacturers also are awakening to the 
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fact that many of the disturbing influences which mar _ 
their best efforts are due to prevalent’ misconceptions 
respecting the combined chemical composition and 
physical structure of materials. 

Of course the physical aspects of a metal are of 
first importance to the engineer, and generally, if these 
prove satisfactory under the various tests, he reckons 
that any deviation from, or affinity to, chemical law 
in the material, may with safety be allowed to assert 
itself. 

This it inevitably does, sometimes in a puzzling or 
unfortunate manner. An ordinary chemical analysis 
supplemented by the usual physical tests was at one 
time considered to give all the history of an alloy, but 
it 1s now recognised that metals and compounds may 
be incorporated in an alloy under conditions which 
would so change the arrangement of the constitu- 
ents as to render it difficult, if not impossible, to 
determine the original state of combination or the 
ultimate condition of the product. ‘Thus it happens 
that the proximate analysis of the chemist has no 
great value unless it is backed up with more specific 
information. In years past, there has been no lack 
of fanciful theories regarding the segregation, crystal- 
lisation and “ fatigue” of metals, some of them based 
on insufficient data, derived from purely physical and 
chemical tests ; but quite recently there has come into 
prominence, a new branch of metallurgical study called 
“ metallography ”—that is the microscopical examina- 
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tion of the steaahire of metals—which promises to 
eclipse the older methods. 

Indeed, it hag already been the means of revealing 
the causes of many peculiarities of metals and their 
alloys, which were formerly obscured, and confirming ~ 
some notions concerning them which used to be looked 
upon as parabolic. The addition of this new science 
gives us a triple set of tests by which the pro- 
perties of a metal can be judged, viz. the chemical, 
the physical, and the microscopical. The simplicity 
and exactness of the latter method of tracing the 
history and testing the value of a metal makes us 
wonder that it should have been overlooked for so 
long. We certainly owe much to the microscope 
as a scientific instrument already, and there is no 
saying to what extent it may yet be beneficial in 
applied metallurgy. At the opening of a new testing 
laboratory in Boston, U.S., Mr. Albert Sauveur made 
some interesting statements respecting the micro- 
scopical examination of metals. He expressed himself 
as follows : 

“This new science which has been called ‘ micro- 
scopic metallography’ has made remarkable progress 
in recent years, and it is confidently believed by 
those metallurgists who have kept in touch with its 
developments that it is destined eventually to stand 
side by side with the chemical analysis of metals 
in importance and usefulness. The two methods will 
complement each other. Concerning that all im- 
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1. Harp LEAD, Composed of lead 80, antimony 20, 

2. WHITE METAL. oy tin 68, zinc 311, copper 1, lead i, 

3. YELLOW Brass. iD copper 66%, zinc 331. 

4, BEARING METAL. 5s scrap which has been carefully treated. 
5. cy 3 i copper, tin, a little Jead and manganese. 
6. ” » » copper 7, tin 1. 

7 » ” ” new phosphor bronze. 

D ” » 0 remelted ,, 5 

9. ~ os oF new copper, tin and lead alloy. 
10. fe 5 a remelted copper, tin and lead alloy. 
11. Bn is Pe copper 76°88, tin 10°62, lead 11°71. 
12. ie iy = copper 76°66, tin 11 68, lead 10°83. 
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portant factor, the heat treatment, which contributes 
so largely to the final properties of the metal, 
chemical analysis can tell us nothing. This is the 
domain which belongs to the microscope, and in 
which its usefulness will become more and more appre- 
ciated.” - 

As the structure of a metal is the result of its 
chemical composition and the treatment which it has 
undergone, we can quite readily understand that by 
these microscopic tests we have a more exact means 
of ascertaining the various properties than by any 
mere physical test, or the usual proximate chemical 
analysis. 

The accompanying illustration, which was em- 
bodied in a paper on the ‘Microstructure of Bearing 
Metals,’ read to the members of the Franklin Insti- 
tute by Guilliam H. Clamer, is reproduced from the 
Mechanical World by kind permission of the pro- 
prietors. 

We are aware of the existence of some fifty metals 
altogether, but up till now we have only found prac- 
tical uses in the arts and industries for about a score, 
and for brass foundry purposes these can be further 
reduced to about ten. 

Some of the metals are nothing more than chemical 
curiosities, and many of the metalloids—of which phos- 
phorus, carbon, silicon and arsenic are good examples 
—are of much greater importance in the preparation 
of alloys than the purely metallic elements, A very 
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small addition of phosphorus in bronze, carbon or 
silicon in iron, or arsenic in lead, changes the structure 
and properties of these metals in a powerful manner, 
and it is in controlling these changes, within certain 
desirable limits, that the skill and intelligence of the 
founder is displayed. 

Different metals require different treatment, accord- 
ing to their nature, or their affinity for certain other 
elements. Iron and nickel should be fused quickly, 
and at a high temperature, while lead or antimony 
should be fused only by a gentle heat. Some of the 
metals, such as iron with an excess of phosphorus or 
copper containing arsenic, are improved by being 
kept in a state of fusion for some time, but speak- 
ing generally, they should be poured as soon as 
they are fluid enough to cast the work on hand; this 
applies very specially to zinc, and alloys containing 
zinc. 

Copper.—Touching the more useful metals, we take 
copper first, as being the synthetic base of most of the 
brassfounder’s alloys. Copper is easily distinguished 
by its characteristic colour ; indeed, copper and gold are 
the only metals possessing strikingly distinctive colours. 
Golden and copper colours are unmistakable; all the 
other metals vary in colour between the bluish-grey of 
lead and iron and the white of silver and platinum. 
Another unique property of copper is its high con- 
ductivity for electricity. 

Although silver gives the maximum of conductivity, 
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copper is taken as the working standard. Fusion or 
heat treatment of any kind tends to lower the con- 
ductivity, and also the tenacity, of copper. About one- 
third of all the refined copper required by manu- 
facturers is now produced electrolytically, on the same 
principle as electrotyping. The chief advantages of 
electrolytic copper refining over the old roasting 
methods are: the saving of gold and silver from the 
raw material; the higher conductivity and purity of 
the refined metal; and the cheapness of the process. 
The following table, giving the ratio of the cost of 
power to production in some popular electrolytic manu- 
factures, is given by an expert in electro-chemistry : * 


L..H. P. Hours Cost of Power 
consumed to produce 1 1b. with 
Metal A 5 
Shee in the production 1. He Pp: 
of 11 at £5 per annum. 

Aluminium Extraction 14°0 1°75 pence 
Nickel ‘8 1:0 0-13, 
Zinc Fe 1:0 (CaS, 5 
Copper Fe 0°5 0°065 ,, 
» refining. 0°25 0°032 ,, 


The copper of commerce is produced in a variety 
of forms to suit the purposes for which it is to be 
employed-—as ingots for casting; sheets and billets 
for smith work; rods, bars and tubes for general 


* Mechanical World, April 1, 1898. 
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fittings; wire for cables; etc. As the brassfounder is 
more immediately interested in the ingots, we notice 
in passing some of the best known brands of British 
manufacture. These are: R.T. crown—Rio Tinto; 
T. C.—Tharsis; J; B.8—Bibby’s; P. G.S.—Pascoe, 
Grenfell and Sons; H. H. S—Hills, Henry and Son. 
These, along with the several brands of the celebrated 
Lake Superior mines, are all standard manufactures, 
suitable for making high-class alloys; after these we 
might mention a host of other brands which are sold 
as G.M.B.’s, but as their quality is neither regular nor 
Pro- 
fessor A. Humboldt Sexton gives, in a recent work,* 
the following interesting series of analyses of refined 
copper, including the well-known Chili Bar, Tough, 
Best Selected, and Lake Superior Copper : 


reliable, we prefer to leave them severely alone. 


Chili Bar. Tough. B.S. Lake Supcrior, 
a | a Se 

Copper . 98-50 99°15 99°90 | 99°83 
Arsenic 0°10 0-50 0°05 | trace 
Antimony . trace 0-02 trace nil 
Lead trace trace trace 016 
Tron 0°40 0:01 0°01 nil 
Sulphur 1-00 nil nil nil 
Nickel, cobalt .| 0°20 0°02 = 
Silver trace trace | 026 
Oxygen 0-02 02 | 15 


* «The Chemistry of Materials of Engincering, 
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Through the courtesy of the Broughton Copper 
Co., Lid., we are able to give analyses of their Tough 
_ and Best Selected copper, which may be regarded as 
representative of high-class ingot copper : 


Tough Copper. B. S. Copper. 
CO See 0 ee We ie 99°25 % Cea) 
ESESOMIC Ne a, obs 0°35 0°04 
ACNUMMONY: =, eo trace nil 
ILC) 47eead et ane ee eee 0°08 0°08 
Bismuth... << =... .| 0-01 0-01 


In addition to the constituents named, there are 
usually found minute traces of other matters, such as 
iron, nickel, silver, which, however, have no very 
injurious influence on the quality or behaviour of the 
copper. It will be noticed that the Best Selected 
copper is of similar composition as the Tough, ex- 
cepting that, by being further refined, practically all 
the arsenic is driven off. 

Many brassfounders prefer to buy in cuttings and 
short lengths of rolled copper, such as the Broughton 
Copper Co., or Muntz’s Metal Co., make into tubes, 
bars and billets. 

These manufactures are always of the highest 
grade, as the following analysis of copper tube, made 
by Professor Edwin T. Ball for Muntz’s Metal Co., 
will show: 
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ANALYSIS OF CoppER TUBES. 


Copper 3 of nA oe .. _ 99°860 we 
Arsenic Re Pe a6 Ne an 0:013 
Antimony .. be 00 as eee On 0251 
Bismuth aS ts Be Re ste 0:030 
Lead .. “ a: ws i se 021030 
Tron” +. G ee ae ee an 0°007 
Silver 36 ae ae ne 7 trace 
Nickel Bs a: Ke es 56 trace 
Cobalt ne a x ~ Ke nil 
Oxygen and loss .. Ed od a O08) 
Total oe .. 100°000 vik 


It is generally acknowledged that castings in pure 
copper are difficult to make, and as they are in ever- 
increasing demand, especially by electricians, it might 
be well to devote a few lines to the consideration of 
the best means of producing sound castings. The 
chief causes of failure are: (1) the difficulty of pro- 
curing copper free from impurities such as iron, 
arsenic or sulphur, which even in minute quantities 
have a pernicious influence; (2) the formation of 
cuprous oxide in the molten metal, causing unequal 
density and blow-holes; (8) on account of the viscous 
condition of the fluid metal, and an excessive contrac- 
tion of volume taking place at the moment of cooling, 
whereby the metal is prevented from filling the mould 
completely. Some firms making a special line of 
copper castings for electrical fittings and tools for the 
manufacture of explosives, use electrically-deposited 
copper—guaranteed chemically pure—with very good 
results. ‘The common practice in casting copper, how- 
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ever, is to add, whenever permissible, from 1 to 14 per 
cent. of either zinc or tin ; lead is generally avoided in 
combination with copper alone, except for such castings 
as may be required to withstand the action of certain 
chemicals. For thin copper castings having sharp 
outlines, a small addition of phosphorus—about 5 in 
1000—is advisable, as it deoxidises the metal, and in- 
creases its fluidity and elasticity. Manganese, like 
phosphorus, has a great affinity for oxygen, and it 
combines readily with the cuprous oxide formed in 
molten copper, thereby reducing the metal to a more 
uniform condition. 

Probably the best method of obtaining homo- 
geneous copper castings is to have them cast in chills, 
or in dry-sand moulds, adding from 1 to 5 per cent. 
of manganese at the time of casting. This can be quite 
conveniently done, as manganese-copper, containing 
up to 30 per cent. manganese, is one of the modern 
specialities in alloys. Castings made in this way are 
more indifferent to variations of temperature, slightly 
harder and tougher, and in every way easier worked, 
than by any other method that we know of. 

Tin ranks next in importance on the list of metals 
useful for brassfounders’ alloys. That it is a valuable 
metal is quite apparent to “the man in the street,” for 
he speaks of so and so having “ plenty of tin”—a slang 
phrase expressive of affluence, said to have originated on 
the Stock Exchange. We can readily believe this, as 
tin is a favourite metal with the stock-jobber ; it 
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fluctuates freely in price, and a little of it (in scrip) 
goes a long way in a rising market. Tin was one of 
the earliest metals discovered, and from the time of the 
Romans, Cornwall has been one of the chief sources of 
supply. It is a brilliant white metal, very malleable, 
and of crystalline character ; the so-called ‘ tin-cry ’ is 
caused by the friction of the crystals upon one another 
in bending a piece of the metal. ‘The uses to which 
tin is put are almost innumerable; we need only 
mention the tinplate, pewter ware, and “ tinning” 
industries, in conjunction with the bronze alloys, as 
typical examples. 

The best brands of ingot or “block” tin are the 
Lamb and Flag of the South of England mines, or the 
standard produce of the Banca or Saxony mines. 
There is the same difficulty as with copper of obtain- 
ing the pure metal commercially. The following table 
shows a set of analyses given by Bruno-Kerl : * 


Banca, British. Peruvian. Bohemian. 
i Il. i Il. I. I. i 11. 
Tin . ./99°961 |99°9 |99°96 '98°64 |93:°50 |95:66 |99:59 |98-18 
Tron . .| 0°019 | 0°2 ah an 0:07 | 0:07 
Lead. .| 0°014/ .. a 0°20.) 2°76 | 1°98 ap Xo 
' Copper .| 0°006 | .. 0:24 | 0°16 ac 55 0:406| 1:60 
Antimony| .. 58 50 -- | 3°76) 2°34 


a 


* Metalhuttenkunde, 1873. 
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Zine in the metallic condition is a comparatively 
recent discovery; it is so volatile that it can only be 
obtained by distillation. Brass, i.e. the alloy of copper 
and zinc, used to be prepared by fusing the zinciferous 
ores lapsis calaminaris or the sulphide “black jack” 
and copper together. The variety of uses to which 
zine is now applied arose from a discovery which was 
made in regard to its malleability. When cold it is 
very brittle; but when it is heated to within a certain 
range of temperature, from 210° to 310° F., it becomes 
quite malleable, and may be rolled into thin sheets, 
which are used principally for roofing houses and 
domestic utensils. Zinc alloys readily with copper, 
nickel or iron. When in the form of ingots or slabs, 
it receives the trade name of “spelter.” There are 
two kinds of spelter, virgin and remelted; the latter 
is usually branded W.H., and may contain as much as 
3 per cent. impurities, chiefly lead and iron. There is 
a large trade on the Continent in ornamental castings, 
statuettes, figures, vases and plaques in this metal. 
These are bronzed over and lacquered so as to resemble 
genuine bronzes. 

Zine owes its popularity to its permanency, being 
impervious to the effects of the weather. ‘This re- 
minds us of another notable zinc industry called 
“oalvanising”; that is, the coating of iron with a 
layer of zinc to prevent it from oxidising, Le. rusting. 
There is really no galvanic action evolved in uniting 
zinc and iron ; it is a purely chemical process, due to 
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the formation of a zinc-iron alloy on the surface of the 
iron. 

Lead is one of the most abundant metals, and, next 
to iron, perhaps it is the most useful. It was known 
to the ancients, and must have been brought into use 
at a very early date. It lends itself to a great variety 
of uses, and is made into sheets, pipes, paints, shot, etc. 
Being cheap, it is largely used in making up—or, rather, 
making down—brass founders’ alloys, as, owing to the 
difference in value of lead from most of the other metals, 
there is a great temptation to use it systematically as 
an adulterant. The chief characteristics of lead are, its 
low melting point, malleability, and affinity for oxy- 
gen. It is nearly always combined with silver in the 
raw state, and many processes have been invented for 
the extraction of the silver. 

Antimony owes its place among the metals useful 
for alloys to the powerful effect it has in hardening 
other metals, always, of course, at the expense of a 
proportionate amount of ductility. It is an extremely 
brittle, highly crystalline metal, of a silvery appear- 
ance. 

In the foundry it is used principally for type metal, 
Britannia metal and anti-friction metal alloys, but as it 
combines freely with the negative elements, many uses 
have been found for it in the arts and in medicine. Ag 
nine-tenths of the brass-founders’ alloys are compounded 
from these five metals, copper, tin, zinc, lead and anti- 
mony, we have noticed briefly their distinctive charac- 
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teristics and uses. When other metals are alloyed with 
any one or more of these the resulting compounds re- 
ceive special names, as aluminium bronze, manganese 
bronze, bismuth bronze, silicon bronze, malleable bronze, 
ete. These will be dealt with under the heading of 
“ Modern Alloys.” 
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CHAPTER II. 


SOME PECULIARITIES OF ALLOYS. 


THE science of metallic alloys is still in embryo; and 
as it is only beginning to be taken in hand seriously 
and systematically by the professional workers, and 
the story of the fifty elements we call metals has yet 
to be told in a manner suited to the lay capacity, we 
cannot wonder if the ordinary individual—the artisan— 
should prove to be ill-informed in its technology. That 
there is a great scarcity of definite information regard- 
ing the making of alloys those who are directly engaged 
in the business know best. We are indebted, appro- 
priately enough, to Germany and America—the lands 
of pure science and thorough-going practicalness—for 
having given prominence and publicity to the latest 
and most reliable information on the subject. 

Mr. W. T. Brannt’s book on ‘The Metallic Alloys’ * 
(partly a translation from the German) and Mr. Larkin’s 
‘Brass and Ironfounder’s Guide’ have done much to 


* Published by Henry Carey Baird & Co., 810 Walnut Street, 
Philadelphia. 
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promote and popularise useful and experimental research 
on many problems of absorbing interest to engineering 
manufacturers and the metal worker generally. It re- 
quires no great technical skill to determine the dis- 
tinctive characteristics of a metal, viz. that it is a 
simple, fixed, opaque substance, fusible by heat, with 
high thermo-electrical conductivities, a degree of duc- 
tility, malleability, sonorousness and metallic lustre. 
But when we come to study the behaviour, or pursue 
the rationale of metals in combination, as ores, alloys 
or amalgams, we are confronted with a series of com- 
plex problems in chemistry, geometry, physics, statics 
and hydrostatics, which can only be explained by a 
progression of scientific deductions. 

Time and again the savants have treated us to in- 
teresting data and erudite theories relating to the 
metals and their alloys which have been very helpful, 
but, despite all the costly and laborious experiments 
that have been made, a wide range of troublesome 
problems remain for solution, and a system of metallic 
alloys has yet to be formulated. 

Theory and practice are often at variance in our 
industries, and the metal trade is no exception. We 
know by daily experience that when certain propor- 
tions of the useful metals are properly combined in a 
molten state we get an alloy of given requirements, 
but as there is a want of agreement amongst scientific 
authorities regarding the laws which govern the 
changes taking place in the physical and chemical 

0 2 
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conditions of any such combination, we have not 
been able, so far, to unite the theory with the 
practice. 

An alloy is usually detined as a mixture of two or 
more metals formed by fusion, but as there are no fixed 
proportions in which the metals must be combined to 
make an alloy, and the results often vary greatly from 

the mean of the constituent metals in colour, hardness, 
| ductility, density and fusibility, it is still a matter of 
debate whether an alloy should be considered as a mix- 
ture or a compound. ‘The term alloy is derived from 
the French alliage, and was at one time applied ex- 
clusively to mixtures of the baser metals with gold 
and silver. Any union of mercury with another metal 
is called an amalgam. 

Dr. Muspratt observes: “It is evident that alloys, 
being composed of metallic bodies, will possess all the 
physical and chemical characteristics of metals, and it 
would almost seem that there is no department of the 
arts requiring the use of metals for which an alloy may 
not be prepared, possessing the requisite qualities when 
these are not found in the simple or original metals. 
The method of preparing them, however, has not yet 
been generalised, and has even, in not a few instances, 
failed, owing to the very meagre amount of information 
which has been gained upon the subject. The ten or 
dozen metals in use, if studied with care, are capable of 
producing several thousand alloys, but of these not 
more than fifty or sixty have been strictly examined, 
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so that it may be said that the art of alloying metals is 
yet in its infancy.” 

Every alloy, by the fact of its properties being 
different from those of the constituent, metals may be 
regarded as a new metal. The influence which certain 
metals exercise upon one another is very remarkable, 
as, for example, the peculiar characteristic of bismuth; 
which, although it lacks sonorousness, communicates 
a high degree of sonorousness to the alloy it forms 
with tin. cae 

Other remarkable peculiarities of compounds con- 
taining bismuth are increased density and fusibility 
over the mean of the constituents. The standard 
fusible metal (Newton’s)— bismuth 8, lead 5, tin 3— 
melts at 202° Fahr., although the fusion point caleu- 
lated from the mean of its constituents is 514° Fahr. 
A familiar practical joke, which creates much amuse- 
ment, is to have teaspoons made from this alloy; these 
dissolve in the act of stirring the hot liquid, to the 
astonishment of those guests who are unacquainted 
with this “marvel in metals.” 

The combination of copper and tin—two compara- 
tively soft metals—in equal parts, furnishes another 
fine example of a complete change in the properties 
of metals by alloying. This alloy is the well-known 
“hardening” used in making anti-friction metals and 
bell-metal. 

Many other examples, affording ample illustration 
of the existence of chemical affinity in metals sufficient 
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to produce new and unexpected qualities, could be 
given. 

The most familiar of these are found in the iron 
group of metals—iron, nickel, manganese. Iron be- 
comes steel and steel iron by the simple addition or 
subtraction of carbon. One per cent. of phosphorus 
makes steel quite unworkable for most purposes. Steel- 
makers, by adding three or four ounces of aluminium 
to the ton of molten steel, are now able to obtain 
uniformly solid ingots and improve the qualities of the 
steel, and manganese, as a deoxidising agent, some- 
times takes the place of magnesium in casting nickel, or 
aluminium in casting steel and iron. Not many years 
ago silicon was looked upon by the ironfounder as one 
of his worst enemies, but now he reckons it to be about - 
the most important element cast iron contains, its most 
prominent functions being the formation of graphitic 
carbon and the lowering of the saturation point of iron 
for carbon—or, in moulders’ phraseology, a softener. 

Nickel is refined and rendered homogeneous in 
Dr. Fleitmann’s process by adding to the molten metal 
a small quantity of magnesium—about 515! 

In making what are called mitis castings—the in- 
vention of a Swede, named Ostberg—,,3,5 of 1 per 
cent. of aluminium, in the form of a 7 or 8 per cent. 
alloy of cast iron, is sufficient to lower the fusing point 
of a charge of about 60 Ibs. of wrought iron by some 
500° Fahr., and the charge, now a combination of iron 
and aluminium, becomes extremely fluid, and can be 
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cast into the finest moulds, while the great. difference 
between its temperature and its fusing point allows 
ample time for manipulating it without danger of its 
solidifying. These mitis castings are said to be from 
30 to 50 per cent. stronger than the iron from which 
they are made, but, unfortunately, after hammering 
the metal returns to the fibrous condition, and to the 
strength of the original iron, thus proving that the 
strength of a metal depends altogether on its struc- 
ture. Another inventor has been able to bring about 
a complete change in the structure of this metal and 
retain the increased strength by adding aluminium 
bronze instead of the pure aluminium. Castings from 
this peculiar mixture of pig iron, wrought iron and 
aluminium bronze, are the speciality of the Schmied- 
barenguss Casting Company, Louisville, Ky., U.S.A. 
Two metals of totally different character may appear 
to be thoroughly mixed when in a molten state, but 
when solidifying they separate to a greater or less 
extent, and destroy the uniformity of the structure of 
the alloy, and when more than two metals of this 
nature are mixed the segregation is more pronounced, 
the constituents breaking up into several groups on 
cooling. 

When manganese is combined with 6 or 7 per cent. 
of silicon, the alloy possesses the appearance of the 
preponderating metal, but differs much from it in 
chemical characteristics ; 16 does not oxidise, even at 
a red heat, although manganese is probably the most 
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prone of all the metals to this action. Berzelius ex- 
pressed the opinion that the presence of this small 
proportion of silicon is not sufficient to account for 
the total change of properties, and that there must 
exist in the compound or alloy, an allotropic modifica- 
tion of the metal, the alteration being effected or 
induced by the presence of the silicon at a temperature 
at which it would not occur ‘with manganese alone. 
Many of the useful alloys are also affected in 
a remarkable manner by minute additions of other 
elements. Thus common yellow brass is completely 
altered in character and colour, when a small per 
centage of manganese is combined with the alloy ; 
when a small per centage of aluminium is present-in 
a copper-zinc-lead, or cock metal alloy, segregation 
takes place and renders the metal quite unfit for 
casting ; and an alloy of lead, tin and antimony, used 
for anti-friction metals, acquires an almost incredible 
increase of anti-frictional qualities by an extremely 
small admixture of bismuth—from 0°03 to 0:25— 
while a similar proportion of aluminium has the 
reverse effect. This latter statement is a fact, due 
to the investigations of Professor Goodman, who is 
an authority on the anti-friction subject. He points 
out * that some of the anti-friction alloys, though 
supposed to be the same, gave frictional results 
differing by as much as 100 per cent. Analysis of 


* «Proceedings of Institution of Mechanical Engineers,’ 1895, 
page 289. = 
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samples showed that the principal constituents were 
present in about the same proportions, but that there 
were differences in the amount of impurities present. 
Very minute quantities of some elements showed a 
marked effect on the friction—some increasing and 
others diminishing it, and further investigation proved 
that those elements of low atomic volumé, atomic 
weight + specific gravity, increased the frictional re- 
sistance, whilst those of high atomic volume decreased 
it, provided that they were present in small and 
definite proportions. The addition of °1 of aluminium, 
which has an atomic volume of 10:6, produced 
30 per cent. increase in the frictional resistance, 
whilst the addition of bismuth which has an atomic 
volume of 21°1, immediately reduced the friction. 
Alloys of metals whose specific gravity are dis- 
similar and whose melting points are far asunder, as 
copper-tin, copper-lead or aluminium-lead, are generally 
liable to liquation, that is, a separation of the metals 
composing the alloy into two or more compounds of 
unequal density and strength, thus destroying the 
homogeneity of the mixture. These are a few of the 
phenomena of alloys which are only known to founders 
by their results, beneficial or otherwise. While many 
theories have been advanced in endeavouring to explain 
the marvellous effects produced by such minute addi- 
tions to metals or alloys, they are for the most part 
mere scientific speculations, the real causes still being 
shrouded in mystery. However, as the practical 
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value of such knowledge is not limited by the facts 
of experience, the worker in metals can best fulfil 
his mission by aiming at and labouring for practical 
results. Copper and zine seem to unite in all pro- 
portions quite readily, some of them showing charac- 
teristic properties, indicative of chemical union, but 
uniform alloys of copper and tin are obtained with 
difficulty ; the tin always has a tendency to liquate, 
or come to the surface in the process of cooling, 
causing tin spots or hard patches in the alloy. Copper 
and lead also combine only to a certain extent: 
8 copper and 3 lead will hold all the lead, but that 
is about the limit for castings; 8 copper 1 lead is 
still ductile, and a very useful alloy for polished copper 
connections. 

There are some important points of difference 
between the brass alloys and the bronzes, but for 
want of a proper system of designating alloys, such 
as chemists use for the negative compounds of the 
metals, the alloys of brass and bronze are often 
confounded. 

Many of the so-called bronzes are actually brass 
with a small addition of some other element, say 
2 per cent. manganese, iron or aluminium, which so 
alters the properties of the metal that it surpasses 
ordinary bronze in tensile strength, resistance to 
corrosion, elasticity and durability. The British 
Aluminium Company have adopted composite names 
for some of their light alloys, as “ Wolframinium,” 
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“ Romanium” — both terniary alloys,—but as these 
names give no indication of the copper content of 
the alloys, they are incomplete. 

Of course there are difficulties—technical, com- 
mercial and zsthetic—in the way of composite names 
being used to indicate either the nature or composition 
of metallic alloys. If only two metals were required 
to be indicated, the thing would be simple enough, 
but to make some alloys there may be as many as 
four, five or six metals used; composite names for 
these are out of the question. Such a name for 
example as “ Alumangophosphor bronze ”’ (pointing to 
the presence of aluminium, manganese and phosphorus 
in a bronze alloy), would make an awkward mouthful, 
and, as the Yankees say, “just about fill the bill.” 
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CHAPTER III. 


COMMON METHODS OF MAKING ALLOYS. 


In making alloys there is a recognised order in which 
the component metals should be melted, and also a 
particular temperature beyond which they should not 
be raised if they are to conform to the desired formula. 
Metals and alloys, and methods of reducing and com- 
bining them, have been made the subject of close 
investigation, and many practical, economical, and 
improved ways and means, have resulted therefrom. 
The manufacture of brass alloys has slipped pretty 
much out of the hands of the brassmoulder of the 
present day. Thirty years ago he was a bit of a re- 
finer as well as a moulder, and he served his apprentice- 
ship to melting and mixing metals, as well as making 
castings from them. ‘To-day that is all changed, and 
the moulder may be a better mechanic, but in most 
cases he lacks a proper acquaintance with the pro- 
perties, behaviour, and constituents of the alloys that 
he has to work with. The advent of limited liability 
and joint stock companies has changed the old-world 
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rule-of-thumb methods for something more “slick” ; 
and while it is true that the foundry apprentice of to- 
day has greater facilities for acquiring technical in- 
struction in the art of making and mixing metals, it 
is also true that there never was a time when he had 
less opportunity for the practical exercise of such know- 
ledge. The refiner has studied this branch of the 
business and made it his own, with the result that 
great strides have been made towards reducing the 
art of making brassfounders’ alloys to something 
approaching a system. 

The staple production of the brass refiner is known 
to the trade as ash metal. All kinds of brass skim- 
mings, scrap, filings, sweepings, borings and ashes are 
collected, riddled, picked, ground, washed, remelted, 
and poured into ingots for this common quality of 
brass. The usual method of mixing metals in making 
brass alloys is what is called the direct method. This 
is accomplished by melting first in a plumbago crucible 
those metals which are most difficult to fuse, and add- 
ing in gradually, and with vigorous stirring, the more 
fusible or volatile metals shortly before pouring. 

Zine in copper-zine alloys volatilises very rapidly, 
and should in no case be added in until about ten 
minutes before casting, otherwise the resulting alloy 
will not have the desired composition, and the loss in 
melting will be excessive. The average loss of brass 
melted in crucibles should not exceed from 2 per cent. 
to 3 per cent., but if melted in the reverberatory furnace, 
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the loss will be greater, 4 per cent. being a common 
proportion. The founder knows that he need not ex- 
pect to get out of the crucible exactly what he puts 
into it, neither in gross weight nor yet in relative pro- 
portions ; and where alloys are to be made to specifi- 
cation or subject to analysis, it is customary to make 
an allowance for loss in melting. The brass (copper- 
zinc alloys) require from 14 per cent. to 24 per 
cent. additional zinc to be added to the mixture, while 
the bronze (copper-tin alloys) require an additional 
4 per cent. tin to compensate for loss through oxida- 
tion. 

The following analysis, made by Dr. Clark, City 
Analyst, Glasgow, fully illustrates this point. _ In 
order to secure a contract, two castings, subject to 
various physical tests and chemical analysis, were 
required. The mixture stipulated was copper 86:5, 
tin 13°5. This alloy to be remelted, and proper 
allowance made for loss. This was done as specified. 
The original charge consisted of copper 864 lbs., tin 
14 lbs., the very best brands of copper and tin pro- 
curable being used, with the following result : 


Per cent. 
Copper 50 Be St LP aECORGS 
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It is an axiom in the trade that any alloy is im- 
proved by remelting. This accounts for brass, in some 
form, being included in the making up of shop mixtures. 
Some firms remelt all their own borings and filings, 
keeping each kind by itself. By this means they have 
always a supply of their own particular alloys in ingots 
ready to be used in making and improving the new 
mixtures. Although most of the brassfounders’ alloys. 
are made by melting the metals into one another direct, 
that is not always the correct method. 

Long ago the founder used to melt all the metals 
intended to be alloyed in separate crucibles; he then 
poured them into one another, agitating the mixture 
meanwhile to ensure intimate union. This method has 
now gone completely out of date, but a modification of 
it is still in use for making special bronze alloys and 
anti-friction metals; and as this is the best method of 
introducing known equivalents of copper and tin into 
an alloy, and it is possible to obtain a more homo- 
geneous alloy by this method than by simply melting 
and mixing together the various ingredients, we think 
it deserves attention. An alloy is first prepared by 
melting a certain quantity of copper, and adding to it 
an equal quantity of tin. This is called ‘“ hardening 
or temper,” and as every pound of the mixture con- 
tains 4 lb. of both copper and tin, it is a handy form 
for adding these metals into alloys, besides it gives a 
more uniform mixture. Another common application 
of this method is practised by some firms in making 
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German silver. The nickel is alloyed with half of the 
copper to be used in the alloy, and the zine with the 


other half. The nickel-copper alloy is then remelted, 


and the copper-zine alloys is stirred in gradually. 
Perhaps this is the most satisfactory method of obtain- 
ing sound castings in German silver. 

It is a well-known fact that. certain proportions of 
metals combine better than others, but it not un- 
frequently happens that an alloy of good composition 
is rendered practically useless because of improper 
treatment, either in melting or mixing; while an alloy 
of poorer composition can with careful manipulation be 
made to yield comparatively homogeneous metal. The 
unsatisfactory nature of many of the metals put into 
cocks and valves for steam or hydraulic pressure are 
more often due to unskilful melting or casting than to 
the poverty of the composition. Whether an alloy is 
made from new metals, or scrap alone, or a mixture of 
both, matters little if precautions are taken to overcome 
the varying tendencies of all metals to deteriorate in a 
state of fusion or by repeated melting. 

Alloying in atomic proportions is a principle which 
is strongly advocated by many eminent scientists. 
Theoretically, nothing could be more simple. “It is 
known that the elements always combine with one 
another in certain quantities by weight, which are 
termed atomic weights (see page 3). By mixing the 
metals according to equivalent quantities, alloys of 
determined characteristic properties are, as a rule, 
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obtained. If these properties do not answer the de- 
mands made of the alloy, the object is frequently 
attained by taking two, three, or more equivalents of 
one metal. An exception to this rule is only made in 
certain cases, and especially where, according to ex- 
perience, a very small quantity of a metal suffices 
considerably to change the properties of the alloy. It 
is then most suitable to prepare the mixtures serving 
for the experiment according to thousandths, and with 
every new experiment change the proportion between 
the separate metals a certain number of thousandths. 
For combining metals with non-metallic elements—for 
instance, with sulphur or with phosphorus—it is, how- 
ever, not sufficient to choose the proportions according 
to thousandths, it being necessary to add these bodies 
according to ten thousandths.” * 

This is a theory respecting alloys which is seldom 
practised in the foundry, although it is held by chemists 
to be one of the best methods of making experiments 
in the preparation of new alloys. Certainly there are 
some notable instances of its successful application, as, 
for example, Lord Ross’ speculum metal, which is an 
alloy of brilliant white lustre, and a true chemical com- 
pound, represented by the formula Cu4Sn, made from 
copper 126°4 parts, tin 58°9 parts, i.e. in atomic pro- 
portions. 

We have another remarkable example in the com- 
mon brass, Cu2Zn, so widely used in industrial pro- 


* W. T. Brannt. 
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cesses, and well known by its full yellow colour, fine 
fibre, and great tenacity and ductility. 

While we know that some people betieve absolutely 
in the virtue of combining metals according to their 
atomic proportions, we also know that there are other 
practical methods in daily use on quite different lines. 
To the brassfounder, with scarcely any technical train- 
ing, the law of combining metals according to their 
atomic proportions is a snare and a stumbling-block, 
and we think it better that he should go by the rule 
that he knows—even although it happens to be the 
much-maligned “rule of thumb”—rather than that 
he should grope about in a mist of atoms seeking to 
fathom the laws of chemical affinity and combining 
_ proportions. 

The atomic theory, as applied to alloys or chemical 
compounds, is an abstract principle which has not yet 
been satisfactorily demonstrated. 

Hooker puts it plainly when he says, “There is 
a large class of elements which invariably combine 
with each other in the proportion of one atom to one 
atom. ‘There is a second class of elements which are 
prone to unite with two of these monatomic elements 
and are hence called diatomic, and are said to have 
two bonds, or units of affinity. Besides these mon- 
atomic and diatomic elements there are several other 
classes—the tri-, tetr-, pent- and hex-atomic—which 
combine respectively with three, four, five and six 
monatomic elements. This combining capacity, or 
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 atom-fiaing power, is generally believed to point to 
a real difference of chemical power; it has nothing to 
do with the atomic weights, nor with the combination 
by volume. The atom-fixing power of the elements is 
not a fixed quantity for each element, and the varia- 
tions are ingeniously accounted for by supposing that 
in the lower powers the bonds are neutralised by 
self-saturation, or by combining with themselves. It 
scarcely ever happens that an element possessing an 
even atomicity can assume an odd atomicity, nor can 
the reverse take place; consequently, the elements are 
divided into two great classes, those of even atomicity, 
called artiads, and those of odd atomicity, called peris- 
sads. This whole subject of atomicity is a theory 
which is as yet only in its infancy, and is so replete 
with exceptions to the rule that the longer it is studied 
the more unsatisfactory it becomes.” 

The writer of a recent work on ‘ Modern Foundry 
Practice’ complains that there is a great want of sys- 
tem in brass foundries. Well, as there are few trades 
offering so many facilities for the crank, or so many 
outlets for the experimental faddist, this is perfectly 
true. Seeing that there is no system, but only a series 
of experiments, to guide us in making alloys, it is 
quite natural that the intelligent tradesman should 
bring his experience—always a variable quantity—into 
play, in the endeavour to produce new alloys, and, if 
possible, “make a hit.” Some of the most wonderful 
metals of modern times have been produced in this 
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way. Babbitt’s Metal and Alexander Dick’s “ Delta” 
Metal were the outcome of an intimate knowledge of 
the needs of advanced engineering practice, combined 
with a grasp of the properties required to overtake them. 

The following table reveals a system of composing 
alloys which (although we cannot recommend it) has 
the merit of novelty and simplicity : 


Tue “Ox_p Hunprep” Tasle. 


2] ol! lsele8le2| 2/28] & 
|8| 8) 8 | 4 )48|<8lA2) 2 Aa] & 
AdmiraltyG.M.| 88 | 10 | 2 | .. 
AMHIEACIG | oyu /eSOul ee i fueten | LO 5 Selpeobaltsmo | Soe 
Lehane ey apres lDel Messi oa foo. Il opeil Gerd] son |) oar se 
Imitation ees, el SOes cel) LOS eueenn ee 30 
Phos; Bronze 1483") LOs) we Wes 2 
CEPUCH BIE REET NW ac 
PATON ese ye eS ates ae allie etme ane) 
an Seer ele EON Peele ss ee ESS 
Brazing Metal) 88 | 2 | 10|..] .. |.. 
Plagiie — 59 ase | Art ee 
ALF. in Paeol| cor lh caoualtatstsy | ae 
» os 2 | 10!) 88 
Pattern ,, LOR eertesS s\| eseiies mata soteaal ars 
GermancSilyer 1)e2e aia entesnel ls atime ee Sin rete! ln iaeae 
” ) LON SSM tk. qealt diet a fimesrecah carta (terete mal eee 
Decorative { d NOY Wiresce |e total Regret ieee | oe 
castings|) 2 | .. | 10]... | .. | 88 


This table was first introduced to. our notice by a 
foundry manager, who had such a high opinion of the 
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Admiralty gun-metal proportions (88:10°2 copper, 
tin and zine respectively), familiarly called “the old 
hundred,” that he had all his mixtures made up in 
these numerical equivalents. Of course the man was 
a crank, and, like every other crank, could only pro- 
gress along a prescribed line. A glance at the table, 
however, will show that there was some method in hig 
madness, for he studied carefully the nature of the 
metals to be alloyed, and exercised considerable dis- 
eretion in their selection. Besides, there is nothing 
shadowy about this system, as is the case with the 
atomic-fixing power theory. As the mixtures are 
thoroughly practicable, and good for the purposes 
stated, we think it not undeserving of notice. 

The fact of this table opens up a question which it 
might be well to have discussed, namely, whether it is 
not possible to have a universal system of alloys, which 
would be applicable to the general requirements of 
engineering. Chemists, we know, are very fond of 
ten per cent. solutions, and, in the same way, some 
metallurgists seem to have a predilection for ten 
per cent. alloys. The standard gun-metal, aluminium 
bronze, phosphor bronze, anti-attrition metal, Britannia 
metal, brazing metal and tombac, may all be placed 
in this category. We believe it is quite possible to 
reduce the number of serviceable alloys, and determine 
which are the best for the various purposes of trade, 
and there is no doubt that a reduction, both in the 
number and constituents of alloys, would be a step in 
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the right direction. “A combination of many metals. 
to one and the same alloy does not seem especially 
practical, since our knowledge of the alloys has scarcely 
reached such a point as to enable us to determine with 
absolute certainty how three metals in various propor- 
tions of mixture behave towards each other, and we are 
still less able to state with accuracy the behaviour of 
alloys in the preparation of which four, five, or even 
six metals are used. Besides, practical experience has 
shown such alloys to be frequently of no value, and are 
simply recommended by some persons in order to make 
a market for a new product.” * So many manufacturers 
claim to have found the best methods and proportions 
for preparing certain alloys (and probably no two of 
them are made alike) that engineers are often at a loss 
to know which to select. Thus the success of a metal 
becomes more a question of catchy advertising rather 
than intrinsic merit. We acknowledge that economy 
and competition have been two important factors in 
the progress of engineering enterprise, but, at the 
same time, we are convinced that engineers would be 
consulting their own best interests if they demanded 
a guarantee of the constituents of materials, even 
although the initial cost were more. The whole secret 
of successful brassfounding lies in the making of suit- 
able alloys at a profit, and the master or man who 
neglects the study of this branch of the business is 
criminally involved in any failure to accomplish that 


* W. T. Brannt. ‘Metallic Alloys.’ 


COMMON METHODS OF MAKING ALLOYS. B9 


object. As a rule the market prices of the various 
metals rise and fall in sympathy with one another, but 
occasionally there is a “slump” or a “pool” in the 
higher-priced metals, like copper and tin, which have 
a bad effect on trade, and lead to the introduction of 
tricks and deceptive practices in order to make the 
manufacture of alloys profitable. Workmanship on a 
job can always be made to pay itself, but material may 
be employed which will destroy the best workmanship 
and end in heart-burning. If all the metals could be 
bought at, or near, the same price, the brassfounder 
would have few difficulties, as he would invariably 
make his castings from the very best alloys suited to 
the purpose for which they were to be used. This is 
the case with our own Admiralty, to whom money is a 
secondary consideration, and, because of this, the British 
Admiralty alloys have become the standard of excel- 
lence. The modern idea in producing anything for the 
market is to produce it as cheaply, and with as big a 
margin of profit, as possible. This is quite natural, 
but price and appearance are always the first consi- 
derations—serviceableness and utility come a long way 
after—and the foreman who can put away the greatest 
quantity of lead or zinc in making so-called gun-metal 
castings is the rara-avis so frequently advertised for 
as being “well up in mixtures.” In most trades there 
are certain well-defined rules and recipes which have 
been formulated, and are to be observed in the pro- 
gress of the business. Brassfounding, like most other 
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branches, has its trade secrets and formule. As a rule 
every firm has its own preserves in the matter of alloys, 
and every foreman has his own pet mixtures, which 
are invariably incomparable, or, at any rate, better 
than sombody else’s. Some foremen pride themselves 
greatly on their knowledge of mixtures. They seem 
to think that they have a monopoly of correct alloys, 
and take pains to surround with a degree of mystery 
the particular ingredients, issuing their orders by a 
code, or in enigmatic form. Here is a rare Scotch 
sample. A foreman was asked by his furnace-man, in 
the presence of a third party, what mixture he would 
use for a particular job. ‘The answer was, “Oh! mak’ 
it twa o’ our ain, ane o’ paddy, an’ a handfw’ o’ nails,” 
Now the interpretation of this ludicrous recipe gives 
an average cock metal. “Our ain,” stands for copper 
(the firm were copper-smiths); “paddy,” is lead in the 
form of “pigs”; and the nails were old ships’ sheath- 
ing nails; so that, if we were to try the mixture by 
avoirdupois measure, there would be two pounds of 
copper, one pound of lead, and from one to two pounds 
of yellow metal, according to the size of the “ handfu’. ” 

Notwithstanding the scores of “patent metals” 
and “finest alloys” that are in the market, the days 
of secrets in the metal trades are gone, for nothing 
can be hid from the chemist who cares to search, or 
the tradesman who cares to work intelligently for the 
object aimed at in any particular metal. Some of the 
saner business concerns with progressive instincts, 
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have recognised this fact, in modern times, by pur- 
suing an enlightened policy, and issuing pamphlets 
and scientific brochures, regarding the metals which 
they produce, showing that they rely solely upon 
the excellence of their manufactures for business 
results. Of course there are still a few short-sighted 
firms left, who are afraid to give themselves away, and 
who are anxious to impress upon the public that their 
particular brand possesses talismanic properties which 
are to be found in no other. 
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CHAPTER IV. 


BRASSFOUNDERS’ ALLOYS. 


Brass is fabled to have been first accidentally formed 
at the Burning of Corinth, 146 B.c.; but articles of 
brass have been discovered in the Egyptian tombs, 
which prove it to have a much greater antiquity. 
Brass was known to the ancients as a valuable kind of 
copper. The yellow colour was looked upon as a 
natural quality, and was not supposed to indicate 
an alloy. Certain mines yielding this gold-coloured 
copper were much valued; but after a time it was 
discovered that by melting copper with a certain 
earth (calamine) the copper was changed in colour. 
The original method of manufacturing brass was by a 
process of cementation. Calamine brass was made by 
melting together copper, calamine and charcoal in clay 
crucibles, but as the result was always uncertain it was 
necessary to make a trial of the alloy before casting. 
The early specifications of brass usually gave instruc- 
tions for preparing the alloy: we give two examples, 
one dated 1779, says, “ Mix 4, granulated copper with 
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fo lapsis calaminaris, or prepared ‘black jack’ (zine 
blende) and with a proper quantity of charcoal, put the 
mixture in large closed clay pots in a furnace and melt, 
with the necessary heat.” Another recipe of the same 
period says, “ Take 3 parts of bean shot copper, 3 parts 
of calcined calamine and 2 parts of charcoal, and melt 
together.” In 1781, James Emerson took out a patent 
for making brass by the direct admixture of copper and 
spelter, with or without the inclusion of calamine. In 
his specification for the patent, he gives a very interest- 
ing description of the process, which we quote. 

“T take spelter in ingots and melt them down 
in an iron boiler; I then run the melted spelter 
through a ladle with holes in it, fixed over a tub of 
cold water, by which means the spelter is granulated 
or sholed, and is then fit for making brass on my 
plan. I then mix about 54 lbs. of copper shot, about 
10 lbs. of caloined calamine ground fine, and about 
one bushel of ground charcoal together; I then put 
into a casting-pot a handful of the mixture, and upon 
it I put 3 lbs. of the sholed spelter; I then fill up the 
pot with the said mixture of copper shot, calcined 
calamine and ground charcoal. In the same manner I 
fill eight other pots, so that 54 lbs. of copper shot, 
27 lbs. of sholed spelter, about 10 lbs. of calcined cala- 
mine, and about one bushel of ground charcoal, make a 
charge for one furnace containing nine pots for making 
brass on my plan. The pots being so filled are re- 
spectively put into the furnace, and about twelve hours 
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completes the process, and from this charge I have 
on the average 82 lbs. of pure fine brass, fit for making 
ingots, or casting for making battery ware, or brass 
latten ; and my brass, made as aforesaid, is of a 
superior quality to any brass made from copper and 
calamine.” 


ORNAMENTAL BRASSWORK. 


Castings, like all other articles of manufacture, 
are of two kinds, useful and ornamental. After design, 
‘colour is probably the most important feature. of 
castings intended for ornament, as durability is the 
most prominent test of those which are for use. Alloys 
for ornamental brasswork are generaliy meant to re- 
semble the precious metals gold or silver; and because 
of this it is important that the metals employed should 
be of the highest possible purity. Although gold is 
the universal standard of value, there are at present 
seventeen metals which are more costly—viz. : iridium, 
valued at £50 per pound troy; gallium, £75; rhodium, 
£85; osmium, £120; ruthenium, £200 ; palladium, 
about £216; barium, £280; didymium, £500 ;. 
cerium, £025; yttrium, £630; strontium, £670; 
calcium, £700; glucinium, £820; lithium, £1080; 
zirconium, £1115; prubidium, £1400; vanadium, 
£1725. 

Copper and zine being the chief ingredients in the 
imitation metals, they are mostly modifications of brass 
with euphonious names, as “ormolu” and “argen- 
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tan.” Pinchbeck, one of the oldest of this class, was 
named after its inventor, Christopher Pinchbeck, a 
London clockmaker, who died in 1732. It consisted 
of copper 4 parts and zine 1 part. Dutch leaf gold, 
which is one of the most malleable alloys, is composed 
of 11 parts copper and 2 parts zinc. The average 
white brass or button metal is made from copper 438, 
zinc 57 parts. Statuary bronzes may be included 
amongst the ornamental castings, but they require to 


~ be durable, easily chiselled and gilded ; with exposure 


they take on the beautiful brown or green colour known 
as “aerugo nobilis” (noble rust) or “patina.” Gold 
adheres with great tenacity to all the bronze (copper- 
tin) alloys. The equestrian statue of the Emperor 
Marcus Aurelius, standing in front of the Capitol at 
Rome, still shows traces of the gold with which it 
was originally coated. The French and Italian 
founders are in high repute for monumental bronzes ; 
but for originality of design, and skilful trestment of 
intricate ornamental castings the Japanese are still 
unequalled. The painstaking Indian metal worker 
has also gained an excellent reputation for all kinds 
of artistic brasswork—repoussé, engraved and cast. 
Biddery and Benares wares are well known, and have 
been extensively copied in modern times; but the 
greater part of these imitations are produced on the 
Continent by sheet-metal workers and die stampers, 
and are not to be compared with the genuine art of 
the East. It is well known that the French people 
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are extremely fond of jewellery, and it was but natural 
that they should foster and develop a trade in cheap 
and attractive imitations of the jeweller’s art. As a 
nation they are admittedly clever and artistic, so we 
need not wonder if we hear now and then that the 
finish of certain styles of “Parisian” jewellery has 
deceived and excited the envy of better-informed people 
than the gaping bumpkin at the country fair. 

Hitherto we, in this country, have been content to 
accept our quota of these baubles without a thought of 
entering seriously into competition with our continental 
neighbours. Artistic taste in British and American 
manufactures has been directed more towards archi- 
tectural embellishment or home decoration than per- 
sonal adornment. 

Some fourteen years ago an American discovered 
a beautiful alloy, which has been most successfully 
applied as a substitute for gold. It is composed of 
copper 100 parts, zinc 17 parts, magnesia 6 parts, 
tartar of commerce 9 parts, sal-ammoniac 6°6 parts, 
and quicklime 1°6 parts. 

The copper is first melted; then the lime, mag- 
nesia, sal-ammoniac and tartar are added, a little at a 
time, and the whole briskly stirred for about half-an- 
hour, so as to mix thoroughly, after which the zine is 
thrown on the surface in small grains, and fusion kept 
up for another half hour, when the dross is skimmed 
off, and the alloy poured out ready for use. It is quite 
malleable and ductile, and may be drawn, stamped, 
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chased, beaten into powder or into leaves like gold- 
leaf, in all of which conditions it is not distinguishable 
from gold, even by good judges, except by its inferior 
weight. 

German silver has come into very extensive use for 
ornamental and electrical purposes. In one sense it 
may be considered as brass with an addition of nickel, 
the amount varying from 15 per cent. to 25 per cent., 
according to quality. The nickel gives to the alloy a 
white colour, increased strength, hardness and power 
to resist acids—all valuable qualities. The average 
composition of German silver for casting is nickel 
1 part, zinc 1 part, and copper 3 parts; but all these 
substances should be of the purest quality obtainable, 
as quite a smali amount of certain impurities has a 
yery injurious influence on the properties of the alloy. 

The refractory nature of nickel, and the difficulty 
of obtaining the component metals free from arsenic 
and antimony, are the causes of the sickly gold-yellow 
colour of some German silver ware. German silver, if 
properly prepared from pure metals, will equal in 
whiteness the best silver, and will not tarnish. 

While the alloy is essentially a mixture of copper, 
zinc and nickel, other metals may be added within 
certain limits with good results; from 2 per cent. to 
3 per cent. iron gives increased hardness and white- 
ness, the same proportions of lead or manganese are 
helpful in producing sound castings, while a like 
quantity of tin adds to the brilliancy of polish obtain- 
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able. Neither the iron nor the manganese should be 
added in by the direct method ; the iron is best alloyed 
with a portion of the zine, and the manganese with 
copper, before being introduced into the German silver 
alloy. In making German silver, or complex alloys 
containing nickel, it is customary to first alloy the 
nickel with one-half of the copper, and the zine with 
the other half. The nickel-copper alloy is then melted, 
and the copper-zine alloy added in. Another method, 
which is probably as good. and certainly more economi- 
cal, is practised by some makers in Germany. ‘The 
copper and nickel to be used are divided each into three 
equal parts, A layer of copper is placed upon the 
bottom of the crucible, upon this a layer of small coke, 
upon this a layer of nickel, upon this again a layer of 
coke; begin again with the copper, and continue the 
process until all the copper and nickel for the alloy are 
charged. The crucible is finally covered with a layer 
of charcoal powder, and the contents melted down as 
quickly as possible. In introducing the zine, care must 
be taken to keep the surface of the melted metal 
covered with charcoal to prevent volatilisation of zinc. 
Nickel belongs to the iron group of metals, and it will 
be observed that the above treatment is similar to the 
orthodox method of melting iron. 

Under the name of “ maillechort,” a German silver, 
containing about 15 per cent. nickel and a small pro- 
portion of iron, has been used as the basis of some 
electro-silver ware. | 


oe 
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MIXTURES FOR ORNAMENTAL BRAsSworRK IN WHITE AND GoLp. 
ee ——————— eee 


Copper.| Zinc. Tin. | Nickel. | Lead. 
White brass (soft), . . .| 10 80 10 
ES pie (ANC!) ames 45) 55 
Birmingham platinum . .| 43 57 
Standard German silver— 
Dee Whe st ee a0 25 be 25, 
UES ein Es mero Pen!) 18 oe 22 
NINE tee et lt GO 20 Pe 20 ie 
Good’casting . . . .| 60 19 as 19 2 
Pm DOLG ee | Rar I lO 27 ye 2 bb 
Bagels hee os ere =) ach 62 25 ae 13 a 
eanisiaDnr ces © ef 00) 17 ae 3 30 
Bye PArCehig . warm. 4) 00) 30 ta 20 Bo 
Ticket ee Ooss ol. AS be 17°4 AG 
Castle brand =. "322 | “56 24 2 Sea ete 
Orownm = 35 Tithe ey 5333 25 3 Ika 2 
SPATSUZOLL 9 || OG 3 4 14 3 
eAreitan?’ 7. sea al 80) 22 6 20 2 
For heavy castings iri pee: 2 36 ee ZOE ieee 
» electrical castings . | 54 30 = TOs Homes 
maStVCLONd 20% Gis Week s/aO7, 25 Je 16 2 
‘ ‘ Aluminium. 
sSilyerette” . . . . 2 De 2 24 
DippingametalL- ;-.. .| 16 6 er Ape | 
Brilliant dipping metal. .| 71 28 1 
Gildinemetal ys : 7. . =| 80 20 
Pinchbecks—=., = . % «| 88 12 
Tombac (English) . . .| 86 14 
(German). ~. «| (8d 15 
SAU hry SOLU cn meee) seen 00 51 Fo 
Goldebroaze ire...) ri), 90 3 if ie 
Mannheim gold . . . .| 83°7/] 9°3 7 ce al 
PASIMUOn. er eee aieacoSoen GG 1 O56 
SOPNOM wales ek LOS OM 2ore | 1647 
eeaiay 2 SOLde a i el 0, 9 1 re 
Indian 53 6 nage ie fet) 2 An 8 
Platinum. 
Cooper’s __,, a. ot ds) ra as or 3 
White platinum bees . .| Yellow brass 65 30 5 
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According to Trabuk of Nimes, a beautiful white 
alloy, which resists the action of vegetable acids, and 
may serve as a substitute for German silver, is obtained 
by melting together 87°5 parts of copper, 5°5 parts 
nickel, 5 parts antimony, 2 parts bismuth. An alloy 
of copper, and from 20 per cent. to 25 per cent. nickel, 
is a favourite metal with some countries for coinage. 
For imitation silver-ware, Pelouze recommends copper 
50, nickel 50, or copper 66°6, nickel 33°4. Chinese 
Packfong or white copper consists, according to analysis 
of Dr. Fyfe, of 40°4 parts copper, 31°6 parts nickel, 
25°4 parts zinc, and 2°6 parts iron. 

Shop mixtures are generally made up in parts— 
preferably in aliquots of avoirdupois numbers—to save 
trouble in calculating the various proportions, and to 
wold having to convert them from other relative 
measures. We have lately been told that the coming 
of the kilogramme is at hand, but although the metric 
system has been legalised in this country, it is seldom 
used, except for technical or commercial! reasons. The 
adoption of a universal standard of values would un- 
doubtedly simplify many of the transactions of trade, but 
as we are still condemned to handle the old-fashioned 
lbs., qrs., and ewts., we give the shop mixtures in their 
original form, unless they can be conveniently stated in 
whole numbers centesimally. Another feature of shop 
mixtures is that they nearly always contain a quantity 
of some kind of mixed metal suited to the purpose of the 
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alloy. ‘Some shops even go to the trouble of making 
up a special alloy for this purpose, which they call 
“mixing metal.” Here is the composition of a mixing 
metal used in a large railway shop: copper 80, tin 14, 
lead 8, zine 3, ash metal 100. 

The idea for making this special alloy is to obtain 
castings of uniform colour and condition. 

The fractured surface of a piece of metal is usually 
a good index to its character. The best fracture is 
obtained by nicking one side only. The strength of 
the metal can be judged by the force required to break 
it, and the angle through which it bends. If ingots 
are to be judged in this way, they should be broken 
clean without the chisel being applied, but if this can- 
not be accomplished, two should be broken, one being 
cut from the top, and the other from the bottom. ‘This 
gives a complete view of the fracture, and any irregu- 
larity, and the general structure of the metal, whether 
crystalline or fibrous, can be seen at once. 


Mixtures FoR Puumsers’ Brasswork. | 


The mixtures in use for plumbers’ brasswork in- 
clude some of the standard alloys, such as yellow brass, 
gun-metal, or German silver, but as the exact pro- 
portions for these alloys are not always adhered to in 
practice, we give here the actual mixtures used in some 


of the shops: 
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Copper.| Zinc.|Lead.| Tin. 
YELLOW Brass. 
Standard yellow brass = 2andlalloy 16 Salar 
Turning A *, 32 16 Talat. 
Fine ” ” 69 29 1 if 
Common a » good eee 16 9 1 
alloy | | 
| | 
> i » takes ee 16 | 10 1 
polish . 
Coarse A 3 16 10 13 
- - » German . | 16 | 14 
Strong - » for peas! 60 | 39 1 
rods . 
Rep Merat. Tele 
Tass. 
For all kinds of polished fittings 16 th Sa 4 
And to stand riveting 62 4/ 4] 30 
” ” 66 8 | 4 22, 
» ” 66 51 8| 26 
Cheap red metal cn ee 
Cock Merrat, 
Stop cocks, bib cocks, etc. By leo «i 40 
” » Tae AEB ae SIN oe 
» ” . 16 4 4 eo 
Hose couplings and water-cocks 50 LO} V5) 35 
» ” 20 2 1 10 
Anti- 
mony- 
Chemical cocks 3 ome ee Jaane Ap 
He » for laboratory work .| 16 Dale? ul 
” ” 39 ” 16 43 3 
Hard lead ,, a $7 owas We let ee Oi ae 1 
Gun-metal cocks 80 8| 8| 4 


GERMAN SruvER.—See Ornamental Brasswork. 
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Brazing Merat. 


Brazing metal is undoubtedly the most important 
alloy employed for coppersmiths’ work, It is an old 
standard alloy which is not likely to be supplanted. 
The essential requirements of good brazing metal are, 
that it should resemble copper as much as possible in 
its working qualities, such as malleability and fusibility, 
and also in colour. In recent years the Admiralty has 
stipulated the use of copper tubes containing 2 per cent. 
of aluminium, with the object of working to lighter 
gauge, and to ensure a more rigid joint with the high 
pressures now prevalent; but as these tubes are more 
expensive and difficult to work, being liable to crack 
both in the fire and under the hammer, they have not 
been adopted in general practice. The ordinary braz- 
ing metal is made from copper and zinc only, but 
sometimes a small percentage of lead or tin is added to 
increase the malleability or ductility of the alloy. In 
making brazing metal, some firms use brass tubes or 
sheathing instead of adding in zine, from 1 to 3 lb. of 
tubes or sheathing to 1 Ib. of copper being the common 
proportions. ‘The mixtures for brazing metal vary 
according to the size and thickness of the flanges or 
branches ; ordinary mixtures run from 2 to 4 parts zinc 
to every 16 parts copper; the standard mixture is 
copper 90, zinc 10. Muntz’s best quality is copper 94, 
zine 6; and a good mixture for bends or thin castings is 
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copper 85, zine 14, tin 1. 


When more than 20 per _ 


cent. of zinc is put into brazing metal, the alloy assumes 


the characteristics of common brass. 


Mixtures ror CoppersmitHs Brasswork. 


Copper. Tin. Feo Iron. 34 33 
| | na) Oe 
Bead metal 90 8 2. 
” ” 80 tte 10 10 | 
Screw ,, 84 12 jess) yiiae: 
ae a gee [Pe cia Gol e 
Cock - ,, 62 4 | | 11 23 
Ran”, ae 66 40 6 24 
Gun ,,_ (bolts) 82 Sill an. lh cae 10 
* » (for chemicals) 81 | 10 | se 95) 
Muntz metal GO geen et tee 
Riveting ,, ge 4 dea A | 
Malleable brass 56 «- |°42 2. 
: : 57.) 2-00 a eee ee 
Naval brass I. . TO) es 29. bce 
Cassy ucetl, 66 | 1/33] . 
Ae ald 62 | 1} 87 tee 
Rivets (cast) 64 | 83 | 24 | 9 
| | 


Brazing Souper.* 


As the manufacture of brazing solder hag drifted 
largely-into the hands of metal refiners and others who 
make it a specialité, the process of making it is in danger 


* Article by the author in The Mechanical World, Oct. 26, 1900. 


BRAZING SOLDER. 5d 


of becoming a “lost art” to the average tradesman 
engaged at brazier’s work. Our modern competitive 
methods of rushing work through, and increasing the 
output, are answerable for having thrust into obscurity 
the preparation of this important commodity. 

If coppersmiths and braziers had more intimate 
knowledge of the composition and working qualities of 
the particular solder they were using, there would be 
fewer complaints in the shipbuilding and cycle trades 
(to go no further) about leaky pipes, faulty joints, or 
burnt flanges. 

There are two methods in general use for making 
brazing solder. By the first, rods or blocks of the de- 
sired alloy are pulverised and graded—coarse, medium, 
fine—and as we have quite got beyond the age of 
“mortar and pestle,” special plant and machinery are 
required to accomplish this. The second method is 
simpler: the molten alloy is poured in a thin stream 
direct from the crucible into a tank or barrel of water 
placed in position to receive the dropping metal, about 
10 or 12 ft. below. Of course there are other styles 
of casting solder ; in some cases it is passed through a 
screen or strainer before falling into the water; in 
others, it falls on to a stream of water which is forced 
through a nozzle; but as there is no material advan- 
tage either way, the direct pouring is commonly em- 
ployed. 

On falling into the water, the metal is split up into 
little globules, which sink to the bottom. ‘Ihen the 
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tank is emptied, and the solder, before it is ready for 
use, gets a thorough good washing to free it from oxide. 

Practical coppersmiths all agree in saying that cast 
solder has working qualities superior to the machine- 
made variety, and this is fully borne out by the prac- 
tice of our large locomotive shops. Personally, we 
think it is all a matter of usage, and perhaps a want of 
variety in suitable alloys for different classes of work. 
It is here that the real advantage of the home-made 
article comes in. You can make up and modify the 
alloy to suit the particular work on hand. Never- 
theless, we must admit that good cast solder stands 
more hammering, is more elastic, and runs more freely 
than the best pulverised on the market. 

Before presenting our table of alloys we would 
emphasise the necessity for using only the best brands 
of copper, “virgin” spelter, and clean water. With 
these materials, and proper care in the mixing, success 
is assured. Finally, when melting the copper, whether 
in the brassfounder’s furnace or coppersmith’s fire, be 
careful not to overheat it, and add the spelter with 
vigorous stirring about ten minutes before pouring. 
Below we give the pick of the mixtures in vogue for 
brazing brass, copper and steel : 


For Brass.* 


1. Copper 50 per cent., zine 50 per cent. 


* For brazing delicate brasswork a small percentage of silver 
is sometimes added. 
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For Copper. 


2. Copper 53 per cent., zinc 47 per cent. = standard English. 
Bh Piceatee cf » 48 és = Scotch. 
4) = Be Et 8 tin 1 = easy melting. 
for high- 
5. SOS es by RY BD aluminiura yee SeSRe se 
steam- 
pipes. 
For Srret. 


for locomotive 


6. Copper 55 per ceutt., zine 44 per cent., tin 1 = { Eee 
; , ete. 


for cycle 


ris ” 55 ” ” 44 ” aluminiam 1= { work. 


For GrrMan SILVER. 


iS2) 


. Copper 35 per cent., zine 57 per cent., nickel 8 per cent., white. 
. German Silver 60 per cent., zinc 40 per cent., white. 


We) 


For ALUMINIUM Bronze. 


10. Copper 52 per cent., zinc 46 per cent., tin 2 per cent. 


The advancement made in the mechanical arts 
within the last two decades has been so rapid and so 
widespread that we are likely soon to forget the original 
significance of the term engineer. This term is now 
generally applied to metal workers indiscriminately, 
but a modern definition takes a much wider view, and 
characterises the engineer as “‘a man engaged in the 
work of discovering the forces of nature, and of utilising 
them for the service of mankind.” 

The millwright of thirty years ago was the progeni- 
tor of the great body of mechanical engineers who are 
now subdivided into classes, and known as machinists, 
fitters, finishers, erectors, etc. Up to this point we are 
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quite clear as to the application of the term, but when 
we come to consider the many complimentary forms of 
engineering—so called—we confess our inability to under- 
stand the connection. Sanitary engineer, gas engineer, 
heating and ventilating engineer, cooking and laundry 
engineer, are our modern euphemisms for the erstwhile 
“man of smudge,” pipe layer, tinker, or handy-man, as 
the case may be. The mixtures which we give in the 
following pages are for the guidance of “ bona fide” 
engineers—marine, hydraulic, locomotive, electrical, 
ete. 

Castings which have to stand great hydraulic pres- 
sure must be perfectly sound, and as they sometimes 
show signs of sweating, when being tested, it is a safe 
rule to have them tested before beginning the different 
stages of finishing, so that if any faults should appear, 
they may either be remedied, or the casting discarded, 
without more loss of labour. 

Very often, when the final test is made, the merest 
trace of moisture shows itself on the surface; yet that 
is sufficient to condemn the casting for many require- 
ments—as when a given pressure is to be maintained 
continuously. In such a case, if riveting should fail to 
cure the evil, or burning be inconvenient, recourse is 
often had to other expedients, for the finisher is loth to 
scrap the job after all his labour. Some of the dodges are 
very simple, and thoroughly effective ; for example, the 
casting is heated gently, plugged, and filled with boiled 
linseed oil or boiling resin ; the heat rarefies the oil, and 
after the casting is emptied, a film of oil remains inside, 
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which combines with the oxide in the surface of the 
metal to form an obstruction over any minute pores. 


Mixtures ror Marine Enainerrs’ CaAstinas. 
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“ Marine” Brass. 
55 » Special. 


Good Bush Brass. 
Brass Condensers. 

oS » (Doors). 
Valve Guards, ete. 
Kecentric Straps. 
Paddle Pins. 
Main Bearing Bushes. 


Bilge-pump Plunger. 


Piston Rings. 


Gun-Metal Pump 
{ Chambers. 
Gun-Metal (for 
{ polishing. 
Gun-Metal Shaft 
{ Liners. 
“Marine” Gun-Metal 
{ (tough). 
“Marine” Pump 
\ Metal. 

Head Valves and 
{ Foot Valves. 


Machinery Brass. 
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Mrxtures ror Locomotive ENGINEERS’ CaASsTINGS. 


Copper.| Tin. | Zinc. | Lead. gee ech 
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80 12 8 » » ” 
84 12 .. | Axle Boxes. 
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90 34] - 6S Stuffing Boxes. 
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Phosphor Tin, 5 per cent. P. . 


Banca Tin . 
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Sprecian Srntcon Bronze Bearies. 
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Bellfounding is a declining art, and we believe that 
bellringing, as a refined accomplishment, reached its 
highest cultivation in the beginning of last century. 

The world is in too big a hurry nowadays, and there 
are too many distracting noises in the air, for men to be 
constrained to listen to the softening tones of the 
“scintillating tin-tin-nabulation of the music of the 
bells.” Bells have had greater vogue as public mes- 
sengers than ever they had as musical instruments. 
They were generally known by the suggestive name 
“long tongue,” and some of the methods of ringing 
them fully warranted the appellation. Beautiful sounds 
that steal in upon the senses, and linger pleasantly in 
the memory, are not rightly appreciated in this age of 
blatancy and brass bands. 

This much we gather from the “ Police Acts” and 
“ Further Powers ” bills which have been promoted by 
our large cities in order to put down street noises. 
Bells have been included among the latter, and while 
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the hawker of the necessary coals or carrots may bellow 
his wares in the street to his heart’s content, if he takes 
to “belling” them he becomes an offender against the 
civic authority. Similarly, the town-crier’s bell has 
gone out of fashion, although we have retained his pre- 
liminary “ Notice,’ and the showman-lke “Hi! Hi! 
Hi!” for attracting attention. The “factory bell” has 
given place to the “organ” whistle—by the bye, it 
must have been in irony that “organ” whistles and 
steam “Sirens” received their names, for the sound of 
the one has no resemblance to any tone ordinarily pro- 
duced by the “king of instruments,” and the only 
attraction about the other is its power of drawing one 
on to find out what all the row is about. Even the 
menial house bell is degenerating. We cannot think of 
the electric rattle—it would be a misnomer to call it a 
bell—as anything but a retrogression in art. “ Ting- 
ting, that’s how the bells ring,” may be poetry, but it 
is no longer fact, for the simple bell-pull has been dis- 
carded, and now the “ press-the-button ” fiend is having 
it all his own way. With the brusqueness characteristic 
of the times we are instructed to pusH this modern 
startler. Some men are said to have made their fortune 
by Pusu, and business people evidently believe in it, 
for they have the word boldly inscribed on their door 
handles as well as on bell-knobs. Electrical science is 
responsible for not a few of the ills that 20th Century 
men are heir to. The shock produced by the spasmodic 
whirr of these electric bells has quite a different effect 
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from the medicinal shock of Galvani. The telephone 
would be a wonderful invention, indeed, if it were not 
such an unmitigated nuisance. Many devices have been 
tried to lessen the irritating noises emanating from it 
—isolation, padded rooms, and special attendants—but 
with little effect. The business man is still liable to 
suffer from its distracting tr-r-r-ring, and should he un- 
bend to answer the call, as often as not he is foreclosed 
by a raucous “ Hullo! who are you?” or an equally 
impertinent announcement of some nonentity’s identity. 
With this kind of thing switched on we are “ quite up 
to date, you know”; but it gets on the nerves, and is 
no more conducive to peaceable reflections than the “dis- 
embowelled hurdy-gurdy” to which it has recently been 
compared. 

Perhaps we have gone a little out of the way in 
noticing the defects of electric bells and apparatus, but 
we hope we have shown that there is a field for the 
inventor who can abolish the disabilities of such instru- 
ments, and thus conserve the temper of the average 
city man. 

Schiller’s “Song of the Bell” was written long 
before the days of “ trusts” and syndicates, but it is still 
interesting and refreshing reading ; it gives us a glimpse 
of the old-world simplicity of relationship between 
master and man, and reveals at the same time the 
early methods of bellfounding. We give an extract 
from Sir Theodore Martin’s translation, published in 
‘Blackwood’s Magazine’ for April, 1877. 

F 2 
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THE SONG OF THE BELL. 


FIRMLY walled up in the earth 
The mould is set of well-burnt clay ; 
To-day the Bell must have its birth— 
Then bustle, lads! To work away ! 
Hotly from the brow 
The sweat must trickle now 
If the work is to sound the Master’s praise. 
But the blessing, it comes from above always. 


Logs of pine now have them ready, 
Dry and seasoned well belike, 
That the flames, compact and steady, 
May against the cauldron strike. 
The copper’s fluxed ; now in 
Quickly throw the tin ; 
That the tough bell-metal so 
Duly may combine and flow. 


See ! white bubbles now rise thickly ! 
Good! the mass is fluxing fast ; 
Stir in the potash thoroughly, quickly, 
Then ’twill soon be ripe to cast ! 
From all scum, too, free 
Must the mixture be ; 
So may its voice, full, clear and round, 
From the pure metal then resound. 
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How brown the tubes grow, have you noted ? 
In I dip this wand. If it 
Come out with glaze all over coated 
The time for casting will be fit. 
Now, my lads, draw nigh ! 
Test the mixture! Try! S 
If soft with hard is blending well . 
Twill then a good result foretell. 


Good! Now the casting may begin, 
Clean and sharp is the fracture there ; 
Yet, or ever we run the metal in, 
_ Send from the heart a fervent prayer ! 
Now strike out the tap ! 
God shield from mishap ! 
Smoking the fiery tide shoots down 
The handle’s arch, all dusky brown! 


Now ’tis lodged within the ground, 
The mould is finely filled! Ah, will 
The bell come forth complete and sound, 
To recompense our toil and skill ? 
Has the cast gone right ? 
Has the mould held tight ? 
Ah, while we still are hopeful, thus 
Mischance perhaps has striken us ! 


Till the bell cools down, we now 
From our anxious toil may rest. 
Free as happy bird on bough 
Each may do as likes him best. 
At set of sun, 
His duty done, 
The ’prentice hears the vesper toll, 
But rest there is none for the master’s soul. 
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Now, break me down the walls there! They 
In our work have done their part— 
That our successful casting may 
Rejoice both eye and heart. 
Smite, stroke on stroke, 
Till the cover’s broke! 
Ere the bell can rise from the pit below 
The mould must into pieces go. 


God unto me great joy has given. 
Behold! Like any golden star, 
From its shell the metal kernel riven 
Shows clean and smooth, not a flaw to mar. 
From crown to rim it gleams 
Bright as the bright sun’s beams ; 
The scutcheons, clear and sharp, also, 
The skill of the hand that limned them show. 


Now tackle to the ropes and prise 
The bell up from the pit, that so 
She to the realm of sound may rise, 
High up aloft where the breezes blow ! 
Pull, pull, lads! See, 
She waves, swings, free! 
Joy to our town may this portend, 
Peace the first message be she forth shall send. 


The desire for huge bells was developed in the 
middle ages in order to proclaim the sway of the 
church. Many bells bearing testimony to the skill 
of the metal workers of this period remain with us, 
and some of the most prominent incidents in history 
are associated with them. We need only mention 
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“Curfew,” the Bishop’s bell—or the ceremony of 
“bell, book and candle”—the warning bells placed 
on rocks or dangerous promontories, like the famous 
Bell Rock, to guide the mariner’s course; while among 
the customs that have survived we may include the 
mariner’s “8 bells,” the “ Sabbath bells,” “ proclamation 
bells,” the festive “carillons,” marriage bells, funeral 
knells, and the pompous dinner bell. 

The largest bell in Gt. Britain is “Great Paul” in 
St. Paul’s Cathedral, cast in 1881, and weighing about 
18 tons ; but the most famous bell we have is probably 
“ Big Ben” at Westminster, named after Sir Benjamin 
Hall, First Commissioner of Works in 1856, when it 
was cast. There have been two musical giants of this 
name, and they have both been unfortunate, as within 
a year after being hung they were both found to be 
cracked. The first Big Ben was cast by Messrs. 
Warner, Houghton-le-Spring, Durham, from a bronze 
composed of 22 parts of copper and 7 parts of tin. 
Its diameter was 9 ft. 54 in., while its height was 
7 ft. 104 in.; it weighed 15 tons 8 ewt. and the 
clapper 12 ewt. 

About a year after it was hung it was discovered to 
be cracked, so it was broken up, and Messrs. Mears, of 
Whitechapel, cast another from the same metal, but 
about 2 tons lighter; the hammer also was much 
lighter—about 6 cwt. In a short time this bell was 
also found to be cracked, but the fault was remedied 
by filing the crack open, and in this condition Big Ben 
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continues to mark time with no uncertain sound—its 
note is E natural. 

A very interesting bell is the Kaiserglocke, at 
Cologne Cathedral, weighing over 26 tons, and cast in 
1874 from twenty-two French guns captured in the 
Franco-Prussian war, valued at £3740. The Kaiser- 
glocke is probably the largest swinging bell in the 
world, for those at Pekin and Moscow, though larger, 
are fixed bells. The diameter on the lower rim is 
13 feet, and the height is 17 feet. 

“Tyan the Great,’ the monster bell at Moscow, is 
undoubtedly the largest bell in the world, being nearly 
68 feet in circumference, and over 21 feet in height ; 
it is now used as a kind of temple. In its stoutest part 
it is 23 inches thick, and its weight has been computed 
to be 198 tons. It has never been hung, and was pro- 
bably cast on the spot where it now stands—at the foot 
of the Kremlim. A piece of the bell is broken off, and 
the gap is used as an entrance. According to tradition 
the fracture was made by water having been thrown 
upon it when heated by the building erected over it 
being on fire. 

There is another great bell at Moscow, in the 
Church of the Redeemer, which weichs about 30 tons. 
It was dedicated in memory of the emancipation of the 
Bulgarians. When the bell was delivered at the 
church by the contractor who cast it, he declared 
its weight to be 1802 puds or 36,040 kilograms 
(35 tons 7 cwt. 104 1b.). Some members of the 
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committee who had charge of the business were not 
satisfied with the statement of the bellfounder, and took 
steps for having the weight of the bell ascertained inde- 
pendently. It was found that the actual weight was 
6960 kilograms (6 tons 16 ewt. 80 1b.) less than had 
been stated, which made a difference in the price of 
8201 roubles (about £480), 


The famous “ Liberty Bell” was made by order of © — 


the Province of Pennsylvania for the State House, 
Philadelphia, in 1752, 

The commission for the bell was awarded to Robert 
Charles, London, the specification being that the bell 
should weigh about 2000 lbs., and cost £100 sterling. 
The bell arrived in apparent good order, but it was 
cracked while being tested. ‘Two tradesmen belonging 
to the State undertook to re-cast the bell, which they 
successfully did by adding a quantity of copper to the 
composition of the original bell. ‘This bell was placed 
in position in June 1753, and, true to its motto, pro- 
claimed “ Liberty throughout the land and to all the 
inhabitants thereof.” Vor fifty years it continued to 
be rung on every festival and anniversary, until it 
eventually cracked. An attempt was made to cause 
it to continue serviceable, by widening the crack and 
chipping the edges, but it proved ineffectual. Its year 
of jubilee had come! 

These are only a few of the incidents related of 
some of the prominent bells with a history, but there 
is such a vast amount of heart-stirring romance and 
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national sentiment. connected with bells and the uses 
that have been made of them, as would require a goodly 
volume. Contrary to the popular idea, the tone of a 
bell depends not so much on the metal, as on its form 
and the proportions of its various dimensions. This is 
especially true of chimes and peals, and it has been 
well said that “the successful manufacture of chimes 
can only be done by those whose knowledge of the 
business is as accurate as instinct, and this is possessed 
only by those who have followed the business for a life- 
time.” 

The Chinese tam-tams or gongs are distinguished 
by a strong far-reaching sound, which is obtained by a 
process of mechanical treatment, tempering and hammer- 
ing. Bell-metal should be hard, compact, and of fine 
grain. 

The following table shows the composition of some 
bell-metals : 


ANALYSES oF BELLS. 


Copper.| Tin. | Zinc. | Lead. | Silver. | 10°", 


Alarum Bell at Rouen | 76°1 | 22°3 | 1°6 5 6 ef 

Bell at Ziegenhain . | 71:48|33°59/} .. 4°04 er 0°12 
» » Darmstadt .|73-94/21-67} .. | 1-19 | 0-17 
» » Paris. < .| 720126561 .- 4 5. peas 
Tam-tam . . . ./78°51/10-27| .. | 0-52 | 0-18 | 
10s oe eres 0-5 | 


Bells of Japanese a es 
origin, “ Karakane” 10 yay || oa) |) 1188} 
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Copper| Tin. | Zinc. ener Tron. oo 

1. Standard I. (best tone) . | 78 | 22 
2. x1 Re. 80 | 20 
5. Large Bells 16 | 24 30 
4, House ,, 7G 1\e LG 8 
reir n3y ben ia 78 | 20 2 
6. Clock ,, (Swiss). Ua |) Pay e 0 
ae 53 » (Special) 80 | 20 4 4 
8. Sleigh ,, 84 | 16 
9. Silver _,, 40 | 60 30 te 
HOR 55 & 50 te 25 | Nickel 25 
11. Ship ,, yh er 12 | 6 ‘ 
12. Railway Signal Bells CO she sal OO 4 
13. Gongs . : eye | sti) ae 
14, White Table Bells zE 7 |Antimony 1 
15. 5 ZL 5 be ie 24| 97 | Bismuth 3| .. : 
16, » (Special) 19 | Nickel 80 | Platinum 1 
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CHAPTER VY. 


THE MODERN ALLOYS. 


Tue modern alloys are the growth of practical ex- 
perience and scientific research. We are continually 
making advances in the mechanical arts, and, of 
necessity, the materials used must be adapted to 
meet the requirements of the age. Engineers multi- 
ply powers, and manipulate pressures, in a way that 
would have appalled the mechanic of 40 years ago- 
Machinery is more ponderous, more complicated, and 
more severely tested now than ever it was, and machine 
parts require to have greater accuracy and strength. 
It has taken many years of careful application and 
study to bring the modern alloys to their present high 
standard. New alloys are patentable in this country, 
but unless there should be some “ difficulty,” “secret,” 
or “inyention,” in the process of making the alloys, the 
patents are generally valueless, and if the constituents 
are once known, they soon become the common pro- 
perty of all. 

The brass trade is also badly afflicted with another 
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bugbear in the shape of registered brands with 
symbolical names in imitation of original and scientific 
alloys, such as phosphor bronze, aluminium bronze, 
manganese bronze, Muntz metal, or Dick’s Delta 
metal. 

Strictly speaking, none of these metals are bronzes, 
i.e. alloys of copper and tin—excepting perhaps phos- 
phor bronze, from which most of the phosphorus has 
been eliminated by the process of mixing—but as they 
possess all the virtues of true bronze, and in some cases 
something over, they can be quite legitimately called 
“high tension alloys,” and we can afford to let the 
name pass. It is when we take up some of the highly- 
puffed fancy-priced nostrums having similar names that 
we feel inclined to quarrel. Take aluminium bronze 
as an example: most of the aluminium bronzes which 
are made at the present time are simply brass with 
a small per cent. of aluminium added in. Now the 
original formula for aluminium bronze, as everybody 
knows, was copper 90, aluminium 10—quite a different 
alloy. Delta metal is another alloy which has been 
badly imitated by not being made according to the 
inventor’s method. Brass containing iron was made 
long before Mr. Dick brought to light the proper 
method and proportions for combining these metals, 
but there is no comparison possible between the old 
and new copper-zinc-iron alloys. The principle appli- 
cations of Delta metal are for marine and general 
engineering, shipbuilding, mining, hydraulic and 
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chemical work, for electrical and sanitary purposes, 
ete. The alloys produced by the Delta Metal Com- 
pany, Ltd., vary in composition according to the 
requirements of the different purposes for which each 
of these alloys is more particularly suitable. While 
some of them are based upon the introduction and 
chemical combination of definite quantities of iron in 
copper-zine alloys (Alexander Dick’s original patents), 
others are improvements on various bronzes, Babbitt’s 
metal, etc. Some Delta alloys possess in a very high 
degree the properties of malleability, strength, and 
resistance to corrosion; others are superior bearing 
metals ; others again have particular qualifications for 
electrical purposes ; but each alloy has special points of 


excellence which render it eminently suitable for 


certain classes of work. 

Delta metal is non-magnetic. On this account it is 
much employed for parts of dynamos, and for tools used 
in connection with electrical work, such as spanners, 
etc. Wrought Delta metal is stronger than steel ; 
bolts and nuts are extensively used for all engineering 
purposes where durability and resistance to corrosion, 
combined with strength, are important. Delta metal 
is often used for bells and gongs. These are very 
sonorous, and such bells may be cast lighter than usual 
on account of the greater strength of Delta metal. 

Delta metal was patented in 1882 by Alexander 
Dick, and it has enjoyed a well-merited run of popu- 
larity since; its composition is somewhat similar to 
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the well-known Sterro metal, but in making Delta 
metal, the iron is previously alloyed with zinc in 
known and definite proportions. When ordinary 
wrought iron is introduced into melted zine, the latter 
readily dissolves or absorbs the former, and will take 
it up to the extent of about 5 per cent. or more. It is 
claimed that by this process the iron is chemically 
combined in the bronze, and among other advantages 
claimed for Delta metal are increased strength and 
toughness ; it produces sound castings of close grain, 
and can be forged hot or cold. When cast in sand its 
tensile strength is about 45,000 Ibs. per square inch, 
with about 10 per cent. elongation ; rolled, it may stand 
75,000 Ibs. tensile strain, with 9 to 17 per cent. elonga- 
tion, on bars 1°128 inch diameter and 1 inch area. 
Hirons states that the inventor of Delta metal uses a 
small amount of phosphor copper to avoid oxidation 
when the alloy is remelted, and in some cases he uses 
tin and manganese to impart special properties. 

The following analyses, derived from Delta metals, 
produced by the “ Deutche Delta-Metall Gesellschaft,” 
have been widely circulated in American publications : 


| Copper.| Lead. | Iron. eal Zinc. | Nickel. ee 
Cast . . . |55°94) 0°72 | 0°87 | 0°81 | 41°61) trace | 0°013 
Wrought . . |55°80| 1°82 | 1°28 | 0°96 | 40°07 | trace | 0°011 
Rolled . . |55°'82} 0°76 | 0°86 | 1°38 | 41°41] 0:06 | trace 
Hot Punched. | 54°22} 1:10 | 0°99 | 1°09 | 42°25] 0:16 | 0°02 
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Another analysis by Professor Roberts-Austen 
shows : 


Manga-| 7; ae Phos- 
nee | Zine. | Nickel. phor. 


55°10| 0°10 1-08 | e a 


Copper.| Lead. | Iron. 


43°47 0-10 


Instead of alloying the zinc and iron for Delta 
metal, an alternative method is sometimes used by 
brassfounders. 'erro-manganese or phosphor copper 
and manganese copper are used as substitutes, the 
average composition being: copper 50, zine 43, man- 
ganese copper 5, phosphor copper 1, lead 1. An 
excellent casting quality, having superior mechanical 
properties, is composed of: copper 505, manganese 
copper 8, zinc 36, lead 1. Mr. Brannt describes the 
best method of preparing a zinc-iron alloy as follows :— 
Heat 1 to 2 lbs. of zinc in a clay crucible to the melting 
point, then throw 8 to 8°5 oz. of anhydrous sodium 
ferrous chloride upon the surface of the melted zine, 
and immediately cover the crucible. A very vigorous 
reaction takes place during the formation of the alloy 
mixed with zine chloride (Zn + FeCl, + Fe). The ex- 
cess the of zinc alloys with the reduced iron and forms 
the exceedingly brittle zinc-iron which can be readily 
pulverised. Zinc-iron as an alloy of a very volatile 
with a non-volatile metal, presents an interesting pro- 
blem in the science of metallic alloys. 


. 
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MANGANESE Bronze. 


We believe in calling things by their right names, 
and so far as we can see there is no plausible reason 
why manufacturers should call a brass by any other 
name. Manganese brass and aluminium brass would 
be more correct descriptions of alloys which are ad- 
mittedly superior to the best bronzes for many pur- 
poses. The only reason that manufacturers can give for 
continuing the appellation “ bronze” to these metals is 
that consumers have been used to paying a much higher 
price for bronze than for brass, and if they get a metal 
with superior qualities, they should be willing to pay a 
good price for it. 

It is a comparatively easy matter nowadays for the 
brassfounder to make special alloys containing known 
percentages of iron, manganese, nickel, aluminium, and 
the metalloids phosphorus and silicon, as all these are 
now manufactured in combination with his ordinary 
metals—copper, tin, zinc and lead. ‘These special 
alloys are very convenient for converting the ordinary 
bronze alloys into high tension or non-corrosive 
bronzes, or for improving the common brass alloys. 


Phosphor Copper usually contains from 10 to 15 % Phosphorus 
0 


59 Tin ” ” ” 5 ie ” 
Ferro-Zine a ns Xe 5% Iron 
Silicon Copper 5, a = LO to: 30. Ve Silicon 
Manganese Copper is made containing up to 30 % Manganese 
Ferro-Manganese ,,  ,, 4) = 50 ve + 

» Aluminium ., Fy a 50 Ms Aluminium 


G 


82. BRASSFOUNDERS ALLOYS. 


Formerly, when the brassfounder attempted the 
manufacture of alloys containing these metals, with 
“free” phosphorus —in sticks, manganese-dioxide 
Mn,0—black manganese powder, ground bottle-glass 
or iron filings, the results were uncertain and often 
unsatisfactory. With the advent of the electric furnace, 
and the recent science of electro-metallurgy, great ad- 
vances are being made in alloying the rare and refrac- 
tory metals, but up to the present time they have been 
chiefly employed for the production of special kinds of 
iron and steel. Various grades of ferro-chromium, ferro- 
silicon, ferro-tungsten, and ferro-molybdenum, for steel 
makers’ use, were exhibited in the Paris Exhibition, 
1900. Structural engineers had their attention directed 
to foundry irons of aspecially desulphurised class, which 
are coming into favour for some kinds of work, and 
electrical engineers were interested in a peculiar appli- 
cation of aluminium in place of copper for conveying a 
heavy electric current. ‘To anyone interested in alloys 
these combinations are of great interest, but as they 
have not yet been applied in brassfoundry practice, we 
content ourselves with simply mentioning them. Next 
to nickel-steel, manganese bronze is probably the most 
favoured of the modern alloys for machine parts re- 
quiring great strength and resistance to corrosion. 

The alloy of copper with manganese so-called man- 
ganese-copper ordinarily contains : 

Manganese... . . 209% 


oO 
Copper... 2 5 8 We togs: 
Ton ce eae ed ee eres he 
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and this is used by brassfounders to make manganese 
bronzes. It is found that from 3 per cent. to 2 per 
cent. manganese (or from 5 per cent. to 10 per cent. 
of manganese-copper containing 20 per cent. of man- 
ganese) in a bronze is sufficient to make ordinary 
manganese bronze. 

To make a good manganese bronze, using 20 per 
cent. manganese-copper, the following mixture is fre- 
quently used : 


COWES 2 Boe a me lly 
Manganese copper . . . 8 ,, 
ZANGM ER Pree ro ae be ae ABs 
AUNT we ye eee ae ele 5. 


This, in cast ingots, gives 36 to 88 tons per square inch 
tensile strength, and 20 to 22 per cent. elongation. 

If the engineer requires greater hardness and in- 
creased tensile strength, but less elongation, a larger 
percentage of zinc is used ; but if a greater elongation 
is required, a smaller percentage of zinc must be em- 
ployed. 

There are two important classes of manganese 
bronze ; they are known by the trade as yellow 
manganese and red manganese. The alloys of the 
former are akin to-Muntz’s metal, and are particularly 
suitable for casting propellers, parts of guns and gun- 
carriages, while the red alloys are adapted for bearings, 
worm-wheels, and similar parts exposed to wear. 

The United Alkali Company, Ltd., supply the 
yarious qualities of manganese bronze according to the 

a 2 
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purposes for which they are required. They also make 
a “standard metal” of copper, manganese-copper and 
aluminium, so that the founder has only to take, say, 
60 parts “standard metal,” and add to it 40 parts of 
zinc. They give the following tables, showing the 
results obtained by using “ standard metals” and zine 
in varying proportions : 


Standard Metal. Zine. Tensile Strength. Elongation. 
parts parts tons per sq. in. per cent. in 2 He 
1 66 34 84°00 30°0 
2 64 36 37°75 18°0 
3 63 37 39°75 18-0 
4 62 38 41°00 22°5 
5) 60 40 41°50 24°0 
6 58 42 38°50 17-0 
ue o7 3 38°00 15:0 
8 56 44. 34°50 10°0 
9) 59 45 33°00 9°0 
10 03 47 33°00 9°0 


In a pamphlet relating to their registered “ Stella” 
alloys, they enlarge upon the great value of man- 
ganese bronze for ships’ propellers and machinery 
bearings. 

They say it works much cooler, and, consequently, 
needs less lubricating than phosphor bronze or gun- 
metal, and considering the high price of tin, this man- 
ganese alloy, which is superior in quality to the tin 
alloys in many ways, and considerably less in price, 


, 
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should prove most acceptable to engineers. Many 
brassfounders have not had experience in casting 
alloys containing a large percentage of zinc. They 
are accustomed to melt and cast ordinary bronzes con- 
taining tin and gun-metal. When, therefore, they 
have attempted to cast this class of metal, they have 
failed, and the metal has been condemned through the 
inexperience of the caster. 

The tendency of zinc to volatilise, and of both zine 
and aluminium to oxidise, indicates the main ‘precau- 
tions that must be taken to secure sound castings. The 
metals must not be roasted, i.e. exposed at a dark heat 
to an oxidising influence; they must not be overheated, 
or there will be an excessive loss of zinc (not more than 
2 to 5 per cent. of zine should be lost in melting the 
charges in pots); but it is most important that the 
vents in the moulds should be ample, and that all air 
should be expelled before the inflowing metal. Hence 
the expediency of casting from the bottom, and pre- 
venting any air rising through the body of the casting. 
This class of metals has a tendency to sink or draw; 
therefore, there must be ample “ gits,” which must be 
well fed or pumped. Such serious blunders have -so 
frequently been made in the foundries that some of 
the makers of manganese bronze refuse to supply this 
metal in ingots. If castings are required, they will 
supply castings; but experience, intelligence, and care 
should certainly overcome the difficulties which this 
class of metal presents. 
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An alloy of manganese 5 parts and copper 99 parts 
has been found to possess great strength, and a high 
resistance to change in structure, when subjected to 
high temperatures. ‘The addition of manganese seems 
also to add considerable hardness to this class of 
alloy. The following analyses were derived from 
two manganese bronze propellers supplied recently 
—one by a London firm, and the other by a firm in 
Glasgow :— 


lie 
Copper? iss. “0 = wee oT S 
Ri. i oe eee ee OAS 
Zine: we oh | Loa. ee Se eeleGO: 
EON A ay ake, Se eee ee 1:05 
99°91 

II. 
Copper aa. Lowe ee COS Oo 
DADC 3 tare 2nd Plane, ee ee GO) 
INT Ge ee S83 
Tones. eee oe eee ae es 1:00 
Lead 5 4 5 3 5 5 3 “ 0°50 
99°98 


An analysis of manganese bronze, however, gives no 
criterion of the amount of manganese originally used in 
the preparation of the alloy, as, if ferro-manganese is 
employed, a considerable quantity of the iron remains 
in the finished alloy, while the residual manganese 


may be very minute. We give opposite some of the 
ordinary mixtures for manganese bronze: 
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Note.—The foregoing mixtures are based on cupro- 
manganese containing 20 per cent. Mn, ferro-manganese 
containing’ 50 per cent. Mn, ferro-aluminium containing 
50 per cent. Fe. The amount of manganese in cold- 
blast iron is always a variable quantity. 


PuospHor Bronze. 


Mixtures of certain metals with phosphorus were 
well described as a scientific discovery about fifty years 
ago by Pelletier, Henry Rose, and Berzelius, and the 
many uses to which it has been put in refining and 
alloying metals are well known in the engineering 
world. 

Briefly, the theory of its application in bronzes is, 
that it possesses a deoxidising power, reducing the 
cuprous oxide formed by the absorption of oxygen in 
copper and copper alloys during fusion. If only so 
much phosphorus is used as is necessary for the work 
of reduction, it is consumed again by the work done, 
and no superfluous phosphorus remains in the metal ; 
and while to the analyst there may be no evidence, or 
only a trace, of phosphorus, the metal will show 
physical signs of the addition in increased strength, 
density, malleability, and homogeneity. In 1871, 
Montefiori, Levi, and Kunzel were instrumental in 
perfecting-a method of producing phosphor bronze by 
preparing copper phosphide and phosphide of tin, and 
dissolving small portions of these in the usual bronze 
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alloys while in a molten condition. The enhanced 
qualities of the bronzes so made were soon recognised, 
and since then phospkor bronze has been a popular 
metal in the engineering industries, displacing gun- 
metal and steel for many purposes. When properly 
made, the phosphor bronze alloys are exceedingly thin 
when melted, and the fluid metal is not covered with a 
skin of oxide, but its surface is bright and mirror-like, 
showing the distinctive difference between this and 
ordinary bronze. Another characteristic of genuine 
phosphor bronze is observed as the metal cools; it sets 
suddenly, and passes directly from the fluid into the 
solid state without first becoming pasty. It is 
commonly allowed that phosphor bronze may be re- 
peatedly remelted without any loss of tin taking place, 
although the amount of phosphorus decreases slightly. 
Mr. Brannt directs attention to another peculiarity of 
this preparation. “Besides reducing any oxides dis- 
solved in the alloy, the phosphorus exerts another 
material influence upon its properties. The ordinary 
bronzes consist of mixtures in which the copper actually 
forms the only crystallised constituent, the tin crystal- 
lising with great difficulty, and the alloy, in. conse- 
quence of this dissimilar condition of the two metals, 
is not as solid as it would be if both constituents were 
crystallised. The presence of phosphorus is useful in 
giving the tin a crystalline character, which enables it 
to alloy itself more completely and strongly with the 
copper, the result being a more homogeneous mixture.” 
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Advantage is sometimes taken of the deoxydising power 
of phosphorus, by the brassfounder or metal refiner, to 
improve inferior qualities of brass, and to get them to 
stand the physical tests of higher class alloys. Dr. 
Kunzel deprecates strongly the use of zinc in phosphor 
alloys, and phosphor bronzes bearing his name are 
always warranted free from zinc. He patented, how- 
ever, a remarkable alloy, containing a good percentage 
of lead, which has been eminently successful for bear- 
ings, and the wearing parts of machinery. 

The alloy referred to was composed of copper from 
663 to 914 per cent., lead 4 to 15 per cent., tin 4 to 
15 per cent., and phosphorus } to 33 per cent. The 
mean of these figures gives an alloy bearing a close re- 
semblance to the registered “ Ajax Bronze,” so largely 
used for rolling mill, sugar mill, and locomotive bear- 
ings. A similar alloy is used by a large railway com- 
pany in America, showing copper 79-7, tin 10, lead 10, 
and phosphorus 0°3. 

The Chicago, Burlington and Quincy Railway Co.’s 
phosphor bronze used to be made by adding 6 per cent. 
of pure phosphorus to ordinary gun-metal = 90°10. 
The phosphorus was prepared by being steeped in a 
solution of copper sulphate until a coating of copper 
was deposited on the sticks. After being dried it was 
then introduced into the molten bronze by means of a 
cup-shaped instrument. 
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PuospHor BronzrE ALoys. 
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Atuuinium Bronze. 


In some respects aluminium has been an over- 
exploited metal. When the production of aluminium 
was so far cheapened that it could enter into compe- 
tition with most of the common metals, it was recom- 
mended extensively, and used indiscriminately, without 
due consideration being given to its peculiarities. The 
results were most discouraging to manufacturers, and 
retarded for a time the adoption of the metal for many 
purposes for which we have now to acknowledge it is 
admirably suited. New uses are constantly being found 
for aluminium, especially in the electrical and structural 
industries ; and as it is a metal which may very easily 
be denuded of many of its best properties through un- 
skilful handling, we gather a few useful hints for the 
guidance of those interested. The treatment which it is 
customary to apply to other metals is not always appli- 
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cable to aluminium, or alloys containing aluminium. It 
is admittedly difficult to work with—especially in solder- 
ing and casting. The specific gravity of aluminium is’ 
so small, in comparison with most other metals, that 
perfect union in an alloy is not easily accomplished. 

Then the susceptibility of some aluminium bronzes 
to corrosion and galvanic action was the cause of great 
disappointment to engineers. In spite of the fact that 
complex alloys of aluminium have not yet been success- 
ful, and notwithstanding the drawbacks which the im- 
proper uses of the metal have revealed, aluminium is 
still a wonderful metal, and continues to advance in 
the scale of usefulness. It has quite ceased to be a 
curiosity, and there is a steadily increasing demand for 
it in innumerable branches of trade. Shipbuilding, 
electrical engineering, and metallurgy absorb a great 
quantity of aluminium for the heavy alloys, while 
vehicular fittings, army equipment, cooking utensils and 
general articles of ornament and convenience take up 
the bulk of the pure metal manufactured. 

The useful alloys of aluminium may be divided into 
two classes—light alloys, containing from 1to10 per cent. 
of other metals, and the heavy alloys, consisting of other 
metals combined with from 1 to 10 per cent. aluminium. 

Aluminium bronze, strictly speaking, is not a 
bronze, as it contains enly copper and aluminium. It 
is a valuable and generally useful alloy, however, con- 
taining from 3 per cent. to 10 per cent. aluminium. 
The mechanical properties of aluminium bronzes are 
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greatly improved by a small addition of iron—about 
*25 per cent. M. Partin, a French engineer, has 
brought out a new alloy of aluminium and tungsten, 
called “ Partinium,” which is in great fayour on the 
Continent. Another series of French aluminium alloys 
containing tin, copper, zinc, aluminium, and haying 
specific gravity from 2°8 to 7:1, are largely used for 
light machines and structural work. Aluminium is 
now being used extensively for the reduction of metals 
which could not be produced previously in a pure state 
commercially ; also in the manufacture of steel and iron 
castings; and lately for welding steel and iron. The 
welding of steel rails for tramways, iron tubes, and 
steel castings has already been accomplished by the 
oxidisation of aluminium, and it is impossible to fore- 
tell what in the fature may yet be accomplished in the 
way of industrial art. Professor Arnold states that the 
effect of even small quantities of aluminium in pro- 
ducing steel free from blow-holes is perhaps the most 
remarkable phenomenon in the metallurgy of steel. 

By the generation of intense heat, through the com- 
bustion of aluminium in the presence of a metallic super- 
oxide, a temperature of 3000° Centigrade can be obtained. 

The application of this process for welding is due 
to the researches of Dr. Hans Goldshmidt, Essen, and 
patents have been secured for “ Thermit ”—the regis- 
tered name of the heating agent—in all industrial 
countries by Messrs. The Chemische Thermo Industrie, 
Ltd., Essen-Rhur, Germany. 
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Dr. Mach has introduced a new alloy which, it is 
claimed, will probably supersede iron and steel. It is 
called magnalium, and consists of 100 parts of alumi- 
nium, and from 10 to 30 parts of magnesium. It is 
one-third the weight of brass, and can be made as 
workable or as hard as desired. It is pure white, 
takes a higher polish than silver—hitherto the most 
polishable metal—and has all the merits and none of 
the defects of pure aluminium. At present it is being 
used in Berlin for scientific instruments, and the mount- 
ing of opera-glasses. 

Hitherto soldering has presented many difficulties, 
but Heraeus, of Hanau, in Germany, has succeeded in 
jointing the metal by a new method called autogenous 
soldering. He takes advantage of the fact that at a 
certain temperature, far below its melting point, 
aluminium becomes plastic, and can be kneaded. 

The two edges to be united are raised to, and main- 
tained. at, this temperature, and are kneaded together 
until an homogeneous mass of metal has been produced 
at the point of contact. 

Aluminium solders are plentiful, and many patents 
have been obtained for alloys by means of which 
“soldering presents no difficulty.” The following alloys 
are all suitable for soldering aluminium, or alloys of 
aluminium : 

No. I—Zine, 57%; cadmuim, 43 %. 
» I1.—Zine, 30 Wee tin, 65 a3 bismuth, 5 Yo 


» I11.—Aluminium, 3 %; phosphor tin, 3 ye lead, 27 %; 
bleck tin, 67 te 
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Atuminium Autoys (LicuHr). 
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Atuminium Bronze Axuoys (Hzavy). 
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Atumintum Bronze witH SILICON. 
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The following shows the results of tests of alu- 
minium brass made by Cowles Bros., the alloys being 
all made by adding zine to aluminium bronze: 


s 


Auuminium Brass.* 


Composition. Tensile Strength 
per square inch. Elongation. 
Aluminium. Copper. Zinc. Castings. 
lbs. per cent. 

5:8 67:4 26:8 95,712 

3'3 63°3 33°3 85,867 TES 

3 67 30 67,341 12°5 

1°5 71 27°5 41,952 QT 

1°5 fits) 21 32,356 41°7 

1°25 70 28 35, 059 25 

2°5 “70 2725 40,982 28 

1 57 42 68,218 2 

1-15 55-8 48 69,520 4 


Anti-Friotion Merats. 


What is known as “ Babbitting” is the process, 
well known to engineers, of lining journals, bearings, 
or surfaces subject to friction with some soft anti- 
attrition material, with the double object of doing away 
with the more costly solid bearings in gun-metal or 
red brass, and also of reducing to a minimum the 
friction of machinery parts moving upon one another. 

Mr. Izaac Babbitt made a special study of bearings, 


* The Engineer’s Year- Book, 1897. 
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and although his original patent was for a particular 
form of bearing, and not for an anti-friction metal of 
special composition, as is generally supposed, he followed 
up the art of making anti-friction alloys with such suc- 
cess that his name has been employed to describe the 
metal as well as the process for filling bearings. 

His first anti-friction metal was composed of tin 
90 parts, copper 10 parts, but at a later period he 
improved on this, and produced an alloy which is still 
the standard anti-friction metal. This alloy is made by 
melting separately 4 parts of copper, 8 parts of anti- 
mony, 24 parts of tin, the antimony being added to the 
tin after fusion. The copper is introduced after the 
melting pot containing the tin and antimony has been 
removed from the fire, and the whole charge is kept 
from oxidation by covering the surface with a layer of 
powdered charcoal. The “lining metal” consists of 
this “hardening” fused with twice its weight of tin, — 
thus making the final composition 3°7 parts of copper, 
7°4 parts antimony, and 88:9 parts tin. 

This is the method and proportions for making 
“ venuine Babbitt metal,” but there are countless rival 
preparations called by that name. In recent years, no 
group of alloys has been so elaborately experimented 
with, or so universally adopted in general engineering 
practice, as the so-called “ white anti-friction metals.” 

Their name is legion ; and if we can believe haif of 
what is put out about them, it may be said that Babbitt 
has been fairly out-babbitted. According to the ad- 
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vertising columns of the engineering journals, “the 
finest anti-friction metal in the world” has been dis- 
covered on several occasions, one firm claiming to have 
“ headed the procession in 78 and ever since.” 

The qualities sought after in this class of metal are: 
(1) low co-efficient of friction ; (2) low melting point 
or fusibility ; (8) small contraction ; (4) plasticity ; 
(5) high pressure capacity ; and (6) indifference to the 
action of sea water and acids. We are not interested 
in any particular brand of anti-friction metal, so we 
make no invidious comparisons, but as we have gone to 
the trouble of having several analyses made of high- 
class alloys which are in repute and often specified by 
engineers, we submit the results for the good of those 
who are in any way interested in the anti-friction 
metal subject. Many engineers and brassfounders pre- 
fer to make up their own metal for this class of work ; 
this preference is, in all likelihood, due to the fact that 
a great number of trashy mixtures are on sale at fancy 
prices, and for a long time these have been foisted upon 
them by manufacturers. 


ANALYSES oF Higu Cuass AnTI-FRIctIon METALS. 


_—_—_eankm eee sO OO aa 


Copper. Tin. Antimony. Zine. Lead. 

I. | 3°45 78°56 0-16 ¥ 14°36 
II. 3°8 78°56 11°8 3H 6:0 

III. 3°61 74°22 6°55 1°80 13°50 

Vs 1°80 64°70 oe 33°35 1:00 


ek. nkhnm—nke=—=» gS Q ee — — 
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- When alloys of lead, zinc and antimony are melted 
in contact with the air, the antimony is oxidised much 
sooner than the lead, and, on account of the volatility of 
the antimony and zinc, the alloy becomes more viscid 
and difficult to fuse the oftener it is remelted. To avoid 
waste, first make what is called a lead “bath,” by melt- 
ing half of the lead to be used, then add the zinc and 
antimony in small pieces, and when melted, add the 
balance of lead. 

The German Admiralty specifications for Babbitt 
metal demand that 6 parts of tin be combined with 
1 part of copper, while other 6 parts of tin are alloyed 
with 1 part of antimony in a separate crucible. When 
both of these alloys are thoroughly liquefied, they are 
brought together by pouring the one into the other, 
and mixing well. The combined alloy is then poured 
into ingots, and remelted before being used for filling 
bushes or interspacing slide valves. Many other methods 
of making Babbitt metals could be described, but thoge 
already given are typical of the best methods in present 
use for obtaining reliable alloys of constant homogeneity 


and composition. 


SpecraLn Anti-FRiction METALs. 


It has been observed by Kirchweger, that a small 
content of phosphorus in anti-friction metals prevents 
blistering, promotes fluidity, increases the hardness, re 
duces friction, and improves the fusibility of the alloy 

H 2 
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Many white anti-friction metals containing phosphorus 
are in use. The following are considered to be among 
the best in this class: 


No. I.—Tin, 82: antimony, 9; standard phosphor bronze, 9 
Suitable for solid bearings, or shafts having heavy wear. 


» 1L.—Tin, 75; antimony, 15; standard phosphor bronze, 10. 


For locomotive or general engine bearings with high 
speed. 


,, LIL.-—Tin, 54; lead, 34; phosphor copper, 12. 
Good lining metal for general work. 


An eminent engineer recommends the use of man- 
ganese in anti-friction alloys intended for hydraulic 
machinery, or where chemical solutions give rise to 
corrosion with the ordinary alloys. He makes three 
qualities as under :— 


No. I1—Tin 16; lead 3; cupro-manganese 3. 
» I1—Tin 16; antimony 2; ,, are ee 
LEE —head 16s sn OSes 


The following list of anti-friction metals embraces 
most of the alloys of proved excellence, and, although 
they have not been put down in the order of their 
merit, they have been selected from the very best 
authorities and practice in the engineering world : 


wh 
7 


Anti-Friction Merats. 


Copper.| Tin. | Zinc. | Lead. aoe pe 
iL 10 k Babbitt’s. 
4 82 14 4 No. 2. | 
ee 2 {2 ro tin adtoa. 
4 6 Sc Dewrance’s. 
5 16 79 po Fenton’s. 
O84 | 39% 2 Parson’s. 
i 18 a8 3 Roose’s. 
1 18 St 3 oe ay NO; 2s 
5 46 42 12 Hoyle’s. 
4 19 69 i) 38 F Ledebur’s. 
7z | 144 | 78 . Kingston’s.* 
4 24 80 Caledonian. 
4 18 90 ne oe op No. 2. 
2 34 58 6 le 
hs 71 od ees areas 
1 6 80 13 Magnolium. 
1 3 80 16 * nj 
4 88 8 American railway. 
8 Soma 9 Tandem. 
8 75 5 12 Plastic metal. 
5 85 10 Admiralty metal. 
5 82 13 in s “ 
10 83 ie 5 2 | Plastic metal. 
ap 80 15 5 | Anti-attrition metal. 
ai 5 A 76 16 3 : » No.2. 
1 94 5 Spinning metal. 
4 90 i 7 Of PN Op 2s 
2 67 80 1 White marine bronze. 
2 42 56 50 st Ps Fh » No. 2. 
8 70 10 12 a0 > navy bronze. 


* Kingston’s original anti-friction metal contained a good percentage of mercury, 


but this is seldom used now. 
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Aytt-Fricrion Merars—continued. 
Copper.| Tin. | Zinc, | Lead. ae. ae 
4 35 ae 44 17 Whitenavy bronzeNo.2 
14 60 26 aE », brass. 
6h 30. 1°60 4 a) Nee 
10 30 60 - is . ENG h ae 
nO 82 ae 9 9 ae Pa ,, for patterns 
4 88 as Be 8 ee 
Re 53 oe 33 10 4 
4 10 85 1 ag “‘Salgee” metal. 
15 68 iF “Graphite” ,, 
40 47 12 “Clyde” 35 
2 63 27 8 e es pp NOsz 
an 41 47 9 3 | Barrow ay 
a3 43 46 11 Se x UNO: 2: 
12 80 8 Metallic packing. 
10 as 80 10 ss 3 
6 10 70 20 5s » French. 
10 i 70 20 Eccentrics. 
10 60 30 Piston rings. 
ap 30 60 10 5 - 
8 74 its 18 Hard plastic. 
6 70 12 12 
76 i 17 
3 77 17 3 
5 38 38 24 Light machines. 
5 40 5p 45 10 Heavy = 5, 
8 82 n 10 Axle boxes. 
6 82 A 3 12 A Slide valves. 
6 14 80 ve ine 
47 47 6 : 
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Anti-Friotrion Mretrats—continued. 


Phos- , : Anti- Babbitt’s 
ae Tin. Zine. Lead. mony. Pen! 
12 55 Bs 33 ae ee Durable. 
4 84 Bismuth 1 10 * “ Tdeal.” 
17 58 25 ; 
34 48 18 
OU Af 44 aa 19 
Siete 30 Fe 48 12 10 
ts : 91 1 Fontainmoreau’s 
aS Re Pe bronze. 
we 18 75 4 3 oH 
S Solid locomotive 
Be TT. uel 3, { Bein 
oF 48 48 6 4 a0 “ Anchor” brand. 
NGL: 67 ae, AE 22 
5 35 60 AD ae 
20 S5 74 6 
1 92 Ne a 7 ue “Titanium.” 
Hard face metre 
sos |) Wea Gy re eae es 
ee 70 oe oo 30 ee 9° ” ” 
1 68 313 | $4 oh .. | Very tough. 


Type Merat. 


The following are the principal alloys used : 


Lead. aay Tin. |Copper.| Zine. 
80 20 Bb or of Ordinary type. 
55 30 15 aD ais French ,, 
55 22% | 224 “0 7 | English = ,, No. 1 
61°3 | 18°5 | 20°7 6c as ay Souler 
CISA a Lone coe loa) Mey me 4 ete os 
3 ao 4 4: 80 | Ehrhardt’s type. 
2 ae 3 2 93 Ai eNO 
69 154 | Bismuth 153) .. Stereotype plates. 
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Wartt Merats, Fustspe Merrats anp Soxpers. 


90 | .. | .. | 10] .. | .. | Standard Britannia Metal. 
33 | 88h] .. | .. | 8 | .. | .. | Queen’s metal. 
.. | -. |. 70] 15 | 15] .. | Expansion metal. 
EGA sealer OO. a2 Sm ere i s 
26 | .. | 19 | .. | 48 | 13 | Fusiblemetal, melts at 158° F. 
124) .. |'25] .. | 50 | 123 “A FS 5 > gpl GOCe RS 
2 50 8 }-1 of _ a eyeocen: 
3 2 Solder, melts at 334° F, 
2 1 ‘5 Se et0orRe 
: 1 1 3 ay pre 
a 1 2 ai 3 3 199 440O RS 
1 1 1 ‘oun eo 284° F 


* Plumbers’ Sealed Solder. 
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CHAPTER VI. 


MISCELLANEOUS ALLOYS AND TABLES. 


A BEAUTIFUL violet-coloured alloy is produced by 
melting together equal parts of antimony and copper: 
this alloy, however, has not yet been applied to any 
useful purpose. 

An alloy, the electrical resistance of which di- 
minishes with an increase of temperature, is composed 
of copper, manganese, and nickel. Another alloy, 
which is practically independent of the temperature, 
consists of 70 parts of copper combined with 30 parts 
of ferro-manganese. 

A non-oxidisable alloy, containing iron and nickel, 
is frequently used for concave mirrors, or where specu- 
lum metals—taking a high polish and resembling 
platinum—are desired. Such an alloy consists of 
iron 10 parts, nickel 36, copper 18, tin 18, and 
zine 18, 

Marlie’s non-oxidisable alloy is of similar compo- 
sition—iron 10 parts, nickel 35, brass 25, tin 20, 
zinc 10. Articles prepared from this alloy are heated 
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to a white heat, and dipped into a mixture of sulphuric 
acid 60 parts, nitric acid 10, hydrochloric acid 5, 
water 25. 

Another alloy for speculum metal is composed of 
82 parts of copper, 15°5 parts of tin, 2 parts of nickel: 
some arsenic may be advantageously added to this 
alloy. 

Platinoid.*—This alloy, invented by H. Martino, © 
is a kind of German silver, with an addition of 1 to 
2 per cent. of tungsten. The latter, in the form of 
phosphor-tungsten, is first melted together with a 
certain quantity of copper, the nickel is next added, 
then the zine, and finally the remainder of copper. In 
order to remove the phosphorus and a portion of the 
tungsten, both of which separate as dross, the resulting 
compound is several times remelted. Finally, an alloy 
of a beautiful white colour igs obtained, which, when 
polished, closely resembles silver, and retains its lustre 
for a long time.  Platinoid has the properties of 
German silver in~a pre-eminent degree. It shows 
great resistance, which changes but little with the 
temperature, and is about 14 times greater than that of 
German silver. 

Steel Composition. * —Steel shavings 60 parts, 
copper 22°5, mercury 20, tin 15, lead 7:5, and 
zinc 15, are gradually introduced and dissolved in 
860 parts of nitric acid. The resulting reddish-brown 
paste is dried, melted together with twenty times its 


* Metallic Alloys. 
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weight of zinc, and the mass cast in ingots. After 
cooling, the alloy is remelted with a corresponding 
addition of tin, according to whether it is to be softer 
or harder. ; 

Another substitute alloy for hardened steel tools 
requires no tempering or dressing. Castings are simply 
made, and an edge ground on with an emery wheel. 
The composition shows both variety and novelty. 


No. 1. No. 2. 

i For Drills, Chisels, etc. For Cutters, ete. 
Casthaxvons =) 5 “at Ps 17°25 ee 17225 
Chromium . 1°50 ae 2°00 
Ferro-manganese . 3°00 4°50 
Tungsten D2) 7°50 
Aluminium HES 2°00 
Nickel . 0°50 O25 
Copper . . 0°75 1°00 
Wrought iron . 70°30 65°00 


Bronze Resisting Acids.* —Débié gives the follow- 
ing receipt: copper 15 parts, zinc 2°34, lead 1°82, 
antimony 1. This alloy, melted in a crucible, can be 
worked in the ordinary manner, and is claimed to 
answer as a substitute for lead for lining vessels used 
in the manufacture of sulphuric acid, ete. 

American Sleigh-Bells.*—These bells, excelling in 
beauty, fine tone, and small specific gravity, are manu- 
factured by fusing together 10 parts of nickel and 
60 of copper. When this alloy has become cold, add 
10 parts of zinc and two-fifths part of aluminium, fuse 
the mass, and allow it to cool; then remelt it with the 


* Metallic Alloys. 
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addition of two-fifths part of mercury and 60 parts of | 
melted copper. 

— Bismuth Bronze. — Webster's bismuth bronze is 
“made of various proportions. According to the state- 
ment of its discoverer, iis composition and qualities are 
as follows: For a hard alloy take 1 part of bismuth 
and 16 of tin, both by weight, and, having melted 
them, mix them thoroughly. For a hard bismuth 
bronze take 69 parts of copper, 21 of spelter, 9 of 
nickel, and 1 of the above hard alloy of bismuth and 
tin. This bismuth bronze is a hard, tough, sonorous, 
metallic alloy, which is proposed for use in the manu- 
facture of screw propeller blades, shafts, tubes, and other 
appliances employed partially or constantly in sea-water. 
In consequence of its toughness, it is thought to be well 
suited for telegraph wires and similar purposes where 
much stress is borne by the wires. From its sonorous 
quality it is well adapted for piano wires. or domestic 
utensils, and articles exposed to atmospheric influences, 
use bismuth 1 part, aluminium 1, and tin 15, melted to- 
gether to form the separate or preliminary alloy, which 
is added in the proportion of 1 per cent. to the above 
described alloy of copper, spelter and nickel. This 
bronze forms a bright and hard alloy, suited for the 
manufacture of utensils or articles exposed to oxi- 
dation. 

Deoxidised Bronze is a popular metal in some parts 
of America. The following analysis, by James S. de 
Benneville, gives its average composition: copper 82°67, 
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tin 12°40, zine 3°23, lead 2°14, iron 0°10, silver 0°07, 
phosphor 0°005. 

Aluminium Bronze, patented by J. Jeancon, 1891 : 
copper, 75 to 85 parts; manganese, 2 to 5 parts; 
aluminium, 12 to 25 parts. 

Nickel Steel—An alloy by Guillimane, which is 
said to supersede “ Platiniridium,” is composed of nickel 
34 per cent., commercial steel 66 per cent. 

The hardest known alloy is made from iron 6 parts, 
chromium 4 parts. 


Engraving Bronze.—An alloy suitable for sign- 
plates and panels is made by melting 100 parts of 
copper, and adding in succession 6 parts of mag- 
nesium, 57 parts of sal-ammoniac, 18 parts of un- 
slaked lime, and 9 parts of cream of tartar, all 
pulverised. When this has been accomplished, 15 
parts of tin or zinc, as desired, are added to complete 
the alloy. 

Mira Metal_—The alloy known by this name is 
distinguished by great resistance to acids, and is there- 
fore especially suitable for cocks, pipes, etc., which come 
into contact with acid liquids. Mira metal contains, 
according to analysis : 


Goppers sagen ts Lan ha ts, CEN I08 
Lead tee tae on ee LO o00 
OTe ee me ec ee ae OAS) 
TANG ee Me we yee Osh eye Se OOD 
Tinks eee eee OL OT) 
Antimony . . 6°785 


Nickel and Cobalt. . . . 0°240 
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CrucrisLE FURNACES. 


Whatever economises labour or material in a work- 

shop is worth having, and in the matter of foundry 
plant or equipment, a small and seemingly insignificant 
alteration may have very great results. 
Foundry plant has not received the attention of the 
inventor to any great extent, so there have been few 
radical changes in moulders’ tools and appliances, 
excepting, perhaps, in the style of flasks and furnaces. 

There is a great variety of the latter in the market, 
suitable for melting brass or steel in crucibles, and in 
all probability, the most important among the improve- 
ments which have come to stay, is what is known as the 
“caisson” furnace. The simplicity of its arrangement 
makes us wonder that practical men were so long con- 
tent to use, and periodically tear down and rebuild, 
such an antiquated concern as the “all brick pit 
furnace ” for melting metals in crucibles. 

Numerous ingenious designs of these caisson cru- 
cible furnaces are advertised in America ; some of them 
adapted for natural draught with solid fuel, and others 
for hot air blast, gas, or oil fuel with forced draught ; 
but for reliable working, and on the score of economy 
of metal, fuel and crucibles, the majority of brass- 
founders favour the simple form of caisson furnace with 
solid fuel—charcoal or coke—and induced draught. 
It may be seen from the sketches that the only brick- 
work or masonry required for this kind of furnace is that 
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in the outer walls, the flue, and the lining: the other 
parts are all cast iron; consequently, there can be no 
leakage, and the furnace does not “draw air” excepting 
from the proper source—through the firebars. It is 
hardly necessary to go into any lengthy description of 
the construction of the furnace, as it is simply an 
arrangement of butts and beams. Where a range of 


six, eight, or ten furnaces are to be put down, the 
casings are made to hang upon two longitudinally 
checked beams—one at the back and one in front— 
which are supported by pillars at regular intervals. 

Fig. 1 is a plan of furnaces in position. 

Fig. 2 shows the elevation of the same. 

Fig. 3 gives in detail the method of fixing in the 
supports for the firebars. 
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Fig. 4 ig a section of the casing with firebrick 
lining. 

Then follow the wrought-iron details required to 
complete the furnace. As provision is made for lifting 
the casings out, repairs can be done at any time, with- 
out interfering with the day’s work, by having a spare 


Fig. 5.—Derralts. 
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casing cast, and keeping it always ready to take the 
place of any one that may get out of order. 

Firebrick sleeves, as shown in Fig. 5, are some- 
times fitted into these caisson furnaces instead of the 
built firebrick lining. It is usual to leave an air space 
between the sleeve and the casing; this space may 
either be left open, or filled in loosely with some non- 
conducting material. The advantages of these sleeves 
over the ordinary built lining are 
many.; a considerable saving of 
time and material in relining is 
effected. The bottom part of all 
pit fires burns away much sooner 
than the top portion, and this 
necessitates either the repair or the 
renewal of that part. It is much 
easier to take out one of these 

Fie. 6. sleeves, when the bottom portion is 

half worn, turn it upside down, 

and re-insert in the casing, than it is to cut out the 

three bottom tiers of a built lining and rebuild, as is 

often done. For a time the drop-bottom grating took 

the place of loose firebars in these furnaces, but be- 

cause they were more expensive, and caused incon- 

venience if one got damaged, they have been discarded 
in many places. - 

All the text-books on metallurgy advocate the use 
of charcoal dust, powdered glass, borax, or some such 
- covering, to render the molten metal impervious to the 
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oxidising influence of the air, but unfortunately, in 
ordinary brassfoundry practice, these excellent pre- 
ventives are seldom used. The best flux for brass is 
potash sulphate, i.e. sal-enixum and charcoal mixed, and 
a good mixture for preventing porosity in brass alloys 
is composed of 2 parts of green-bottle glass (powdered) 
and 1 part manganese dioxide. Furnacemen as a class 
don’t study text-books much ; but by repeatedly melting 
alloys, they soon acquire a practical knowledge of the 
difficulties to be encountered, and although they may 
not understand the theory of oxidation, they have 
methods of their own to prevent it, and the loss ensu- 
ing from it. A good furnaceman can be distinguished 
at once by his firing methods. He brings his fire up 
to a good heat before charging, has a solid bottom, say 
4 inches deep, for. the crucible to sit upon, and he - 
carries the fire right~ over the top of the crucible, so 
that as the bottom wears away, and the char or coke 
eases down the sides, there is. always a protective 
covering of charcoal over the surface of the metal 
being melted. A furnace charged in this way needs 
no pokering or looking after for an hour, and 200 lbs. 
of metal can be melted without blast or forced draught 
of any kind in about two hours. An unskilled furnace- 
man, again, is always pottering about the furnaces, 
poker in hand, and taking the cover off occasionally to 
see if the metal has “gone down,” thereby giving himself 
unnecessary trouble, losing time and heat in the melting 
of the metal, and exposing it to an inrush of fresh air. 
BZ 
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A Revouvine Incor-Mou.p.* 


The sketch represents a new design of an ingot- 
mould, which possesses many advantages over the 
regular flat-pattern in every-day use. First, it obviates 
the use of tongs when emptying hot ingots; second, 
it saves space, twenty ingots only occupying the space 
of ten of the ordinary pattern ; third, it does not draw 
damp, being raised from the ground; fourth, with a 
series of these ingot-moulds a heat of metal can be 
poured and emptied in much less time, thereby saving 
waste of metal through oxidisation. The two ends 
EE are of mild steel flattened batswing shape on one 
end, and cast into the ingot-moulds which are sup- 
ported on two trestles with flat checks wide enough to 
allow for the turnover of the ingot. At H there is 
a -inch hole for the pin P with which the ingot- 
mould is canted over. 


Fig. 7.—Pin. Fig. 8.—Srcrion or Enps. 


* ¢ Weilden’s Magazine,’ July 1900, 
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PRopeRTIES oF Userut Metats AND ALLOYS. 


Specific been Elonga- ise Shrink- 
es Gravity. te Beene Le Gane 
in tons. " 
Aluminium (cast) 2°56 6 3 | 092 | 4g” 
=A (No. 6 forged) . . 13 6 ie 
s Bronze 10 % 7°65} 30 22 4" 
Brass 2% 8°33/31°28| 30 +6 os 
Antimony . 6°72 "2A a| ee 
Bismuth . SSA) © 3g Se “35 oy” 
Brass 70/30 % S244) 35a Go, alee S0 delete 
» 67/33 % S230} eae ee - 
3» (63/877 8:23) 21 28 os 
Naval brass (rolled) . 8°48] 27 20 
Muntz Metal 60/40 % 8°20] 28 42 Bc se 
Copper cast) . 8°8 14 Te Bay? 38, 
Delta metal 8:0 34 Pagel OE} si 
Tron (cast) 7°21 8 0°5 | +268 4" 
» (forged) . 7°78) 22 LOD) 2279 ee 
Steel (cast) 7°8 35 13 "282 | 48," 
» (mild) (OU 32 16 sc 
Gun bronze 88.10.2 . 8°56] 16 13 *308 | 53." 
Phosphor bronze . 8°5 17 10 ne 
Manganese ,, . . . 8°25) 41 24 | +304 ee 
Lead . . 11°4 1 41 wee 
Tin (cast) . 7:29 2 263 4" 
Zine (cast) 7:0 25S emerge 


Castings are sold by the pound, and the various 
metals are bought in by the hundredweight or ton. 
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This table is handy for converting the price per pound 
to hundredweights or tons, or for comparing the price 
of metals bought and sold. In fixing prices, a farthing 


CoMPARATIVE TABLE IN PRicEs. 


—— eee 


aa Per cwt. Per ton. re Per cwt.” Per ton. 
d. £ s. d. Sse de d. co a Sune £ 8 a. 
4+ 0 2-4 226. 8 | 6h |. 218 4 586.8 
3 On 4 8 4513 “4-165. 1| 9S) 0-8 GO tae ee 
= eat ee) 63 ay ay) 63 0 0 
el 09 4 9 8 a 3.5 4 65 6 8 
14 011 8 1113 4 14 Bal 4s) 67 18 ~4 
1} O14 0 TAO.) 1% 810 0 LOOM 
12 016 4 16 8 72 3812 4 72 6 8 
“2 018 8 18 13° 4 8 314 8 7413 4 
abet, Or | Ok OLLIE SSal7) 0.1, 77-040 
25 1 3 4 23 6 8 84 3.19 “4 1 O48 
et 5 eS) eOo IS et Bg Le | -et-1ae 4 
3 i tee) 28 0 9 4 4 0 8400 
Sari hO. ee vie s0 e618 ON 4G 420i (8G, reuse 
Sale 128 3218s 4 on 4. ge aes 188 4 
32 115, 0 35 0 0 92 411 0 91 0 0 
Ah Li7y 4 37 6 8 10 413 4 93 6 8 
44 IG) 3913 4 | 104 415 8 95 138 4 
43 Dee i) 42 0 0 || 104 Av 18s 0) 98 0 0 
43 2 4A 4 44 S| 102 OeOas4 el OOM Gras 
5 20 6088 4613 4 nel > 2 8 | 102 13 4 
54 m4 8) {0 49 0) 00 ds oF 51-10) 5) 10a) 1020 
os lilt: ol 6 8 | 11d De Aon OTe Oss 
bee 245 8 4 533.4 iis) 5 9 § | 10918 4 
6 216 0 06 0 0 |/1/- Orisa ee lee ORO) 
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is usually accepted as the minimum fraction. Any 
lesser fractions are arranged for by graduated dis- 


counts. 


Taste SHowina Metats IN THE ORDER OF 
Mauieasiuity, Ducriniry, Tenacity. 


Malleability. Ductility. Tenacity. 
Gold Platinum Tron 
Silver Silver Copper 
Copper Tron Platinum 
Tin Copper Silver 
Lead Gold Zine 
Zine Aluminium Gold 
Platinum Zine Tin 
Tron Tin Lead 
Lead 


The metals in an alloy nearly always give character- 
istic fractures and colorations by which they can be 
distinguished, and with the aid of a good magnifying 
glass a freshly broken sample will reveal to the trained 
brassfounder whether it contains an admixture of tin, 
lead, antimony, etc. ; of course only a rough estimate 
can be formed in this way, but it is generally near 
enough for buying or blending purposes. 

In the best brassfoundry practice it is customary to 
make a small sample of any new or untried alloy before 
using it for castings, and, when scrap enters into the 
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composition, the advantages of this preliminary alloy 
are obvious. 

Formal specifications invariably state alloys in parts 
—centesimally,—and very often test bars of the speci- 
fied alloy are demanded before permission to proceed 
with the castings is obtained. The table given below 
will be found convenient for turning parts into pounds 
whenever small quantities for samples or test bars are 
required. 


TasLe FoR CoNvEeRTING StmpLE Parts INTO 
AvorrDupPoIs EQUIVALENTS. 


Parts. lbs. | Parts. Ibs. | Parts. Ibs. | Parts. Ibs. | Parts. lbs. 
16=1 | 33 = 24,| 50 = 34 | 67 = 4,8, | 84 = 5} 
17 = 14; | 34 = 24 | 51 = 3,8,| 68 = 44 | 85 = 5,8, 
18 = 14 | 85 = 28, | 52 = 34 | 69 = 4,8, | 86 = 58 
19 = 18,.| 36 = 24 | 53 = 35,| 70 = 48 | 87 = 5,4 
20 = 14 | 87 = 28,| 54 = 38 | 71 = 44%, | 88 = 54h 
21 = 1,8, | 38 = 28 | 55 = 3,| 72 = 44 | 89 = 5, 
22 = 12 | 39 = 27, | 56 = 34 | 73 = 4,% | 90 = 58 
23) = Ae | 40 = 25. o7 = 3,9, | 14°— 42 91 = 544 
24 = 1, | 41 = 29, | 58 = 38 | 75 = 444 | 92 = 52 
25 = 19, | 42 = 28 | 59 = 314176 = 48 | 98 = 548 
96 = 18 | 48 = 214 | 60 = 32 | 77 = 448 | 94 = 5g 
27 = 144] 44 = 28° | 61 = 318 | 78 = 4g | 95 = 548 
98 = 12 | 45 = 213 | 62 = 3f | 79 = 418 | 96 = 6 

29 = 112 | 46 = 2% | 63 = 318 | 80 = 5 | 97 = 64, 
30 = 1g | 47 = 218 | 64 = 4 | 81 = 52, | 98 = 63 
31 = 148 | 48 = 38 | 65 = 44,| 82 = 54 | 99 = 63, 
32 = 2 | 49 = 34, | 66 = 44 | 83 = 5,8, [100 = 6 
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ADMIRALTY alloys, 62 
— gun-metal, 36 
Alloys, atomic proportions, 32-35 
— classification, 2 
— definition, 20 
— improved by remelting, 31 
— liquation in, 25 
— method of melting, 31 
— peculiarities, 18-27 
—- properties, 118 
— selection, 33-39 
— system of composing, 36 
Alarum bell at Rouen, analysis 
of, 74 
Aluminium alloys (light), mix- 
tures, 95 
— brass, strength, 96 
— — mixtures, 95 
— bronze, 36, 91-96 
— — mixtures, 95 
— — brazing solder for, 57 
-— — Jeancon, 109 
— — with silicon, mixtures, 95 
— (east), physical data, 3 
— properties, 118 
— effect on anti-friction metal, 
22 
— iron, fluidity of, 22 
— method of treatment, 92 
— properties of, in alloys, 98 
— use in steel, 22 . 
Amalgam, definition, 20 
American Car Journal metal, 
mixture, 101 
Analyses, anti-friction 
98 
— bells, 74 
— brass, 30 


metal, 


Analyses, copper, 10, 11 

— — tubes, 12 

— Delta metal, 79 

— manganese bronze, 86 

— Mira metal, 109 

— tin, 14 : 

“Anchor” brand anti-friction 
metal mixture, 103 

Anti-acid gun-metal, 36 

Anti-attrition metal mixtures, 
101 

Anti-friction metals, 36, 96 

— — analyses, 98 

— — effect of aluminium in, 23 

— — — bismuth in, 24 

— — mixtures, 62,-100-101 

Antimony, physical data, 3 

— properties, 17, 118 

— uses, 16 

“ Arcitan” standard German 
silver, 49 

“ Areuzoid” standard German 
silver, 49 

Arsenic, physical data, 3 

Ash metal, 29 

Autogenous soldering, 94 

Avoirdupois equivalents of 
simple parts, 121 

Axle-boxes, mixture, 64 

— — anti-friction, 102 


BappiTt’s metal, composition, 97 
— — mixture, 101 

— — German specification, 99 
Banca tin, analysis, 14 

Barrow metal, mixture, 102 
Bead metal mixtures, 54 
Bearing bushes, mixture, 59 
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Bearing metals, 6 

— — microstructure, 6 

Bearings, mixture, 64 

— with heavy friction, mixture, 

63 

— silicon bronze, mixture, 65 

Bell founders’ alloys, 65-75 

— — mixtures, 75 

—metal, quantities required, 

74 

— — mixture, 62 

— Schiller’s Song of the, 68 

Bells, analyses, 74 

Best selected copper, analysis, 
10 

Big Ben, composition, 71 

Bilge-pump plunger mixture, 
59 


Birmingham platinum, mixture, 
49 


Bismuth, effect on anti-friction 
metals, 24 

— bronze, Webster’s, 108 

— forms sonorous alloys, 21 

— physical data, 3 

— properties, 118 

— solder, mixture, 104 

Bohemian tin, analysis, 14 

Bolt metal, mixture, 61 

Brands, copper, 10 

— tin, 14 

Brass, brazing solder for, 56 

— condenser mixture, 59 

— early specification, 42 

— Emerson’s specification, 43- 
44 


— flux for, 115 

— loss in melting, 29 

— properties, 118 
Brasswork, ornamental, 44 
— — mixtures, 49 : 
Brazing metal, 36, 58, 54 

— — mixture, 63 

— — requirements, 53 

— solder, 54-57 

— — for aluminium bronze, 57 
— — — brass, 56 

— — — copper, 57 

— — — German silver, 57 
— — — steel, 57 
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solder, methods of 
making, 55 
— — mixtures, 56, 57 
Brilliant dipping metal mix- 
ture, 49 
Britannia metal, mixture, 104 
British tin, analysis, 14 é 
Bronze for propellers, mixture, 


Brazing 


— resisting acids, 107 

Bush brass mixture, 59 

— metal, mixtures, 60, 64 

Bushes (Indian Govt. Rly.), 
mixture, 64 

Button metal, 45 


Capmium, physical data, 3 

Caisson furnace, 110 

Caledonian metal, mixture, 101 

Castings in pure copper, 12 

— remedy for sweating, 58 

— testing, 58 

** Castle” standard German sil- 
ver, 49 

Chili bar copper, analysis, 10 

Chinese Packfong, 50 

Chromium, physical data, 3 

“Chrysorin ” mixture, 49 

Clock bell mixtures, 75 

Clyde metal, mixture, 102 

Cobalt, physical data, 3 

Cock metal mixtures, 52, 54, 
64: : 

Cog wheels, mixture, 61 

Cooper’s gold mixture, 49 

Copper, 8 

— analyses, 10, 11 

— brands, 10 

— brazing solders for, 57 

— castings, 12, 13 

— — causes of failure, 12 

— characteristics, 8 

— cost of refining, 9 

— physical data, 3 

— properties, 118 

— tubes, analysis, 12 

Coppersmithy’ brasswork, mix- 
tures, 54 

“ Crown” standard German sil- 
ver, 49 


INDEX. 


Crucible furnaces, 110-114 


D’Arcer’s standard German 
silver, 49 

Decorative castings, 36 

Definition of an alloy, 20 

Delta metal, analyses, 79 

— — composition, 77 

— — properties, 78, 79, 118 

— — yarious mixtures, 80 

Deoxidised bronze, 109 

Dewrance’s metal mixture, 101 

Dipping metal, 49 

Ductility, metals in order of, 
120 

Durable metal mixture, 103 

“ Durano ” bronze mixture, 87 

Dutch leaf gold, 45 


Eccentric straps, mixture, 59 
Eccentrics (anti-friction) mix- 
ture, 102 
Ehrhardt’s type metal mixture, 
103 
English standard German sil- 
ver, 49 
— type metal mixture, 103 
Engraving bronze, 109 
Equivalents (avoirdupois) of 
simple parts, 122 
— of pounds ayoirdupois, 122 
Expansion metal, mixture, 104 


Fenton’s metal, mixture, 101 

Flux for brass, 115 

Fontainmoreau’s bronze, mix- 
ture, 103 

French bronze, mixture, 87 

— type metal mixture, 103 

Frick’s standard German silver, 
49 

Furnaces, methods of firing, 115 

Fusible metal, mixtures, 104 

— — properties, 21 


Gauas cocks, mixture, 64 
German silver, 36 

— — brazing, solders for, 57 
— — electrical castings, 49 
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German silver, heavy castings 
49 


— — method of mixing, 32, 48 
— — mixtures, 49 

— — qualities, 47 

— — substitute for, 50 
Gilding bronze, 36 

— metal mixture, 49 

Gold, physical data, 3 

— bronze, mixture, 49 

— substitute for, 46 

Gong metal, mixture, 75 
Graphite metal, mixture, 102 
Guillimane’s nickel steel, 109 
Gun bronze, properties, 118 

— metal mixtures, 59, 60, 61, 62 
— — — bolts, 54 

— — — for chemicals, 54 


Harp lead microstructure, 6 

—plastic (anti-friction) mix- 
ture, 102 

House bell mixture, 75 

Hoyle’s metal, mixture, 101 

Hydraulic gun metal, 36 

— — — mixtures, 61 


“TpraL” metal, mixture, 103 

Imitation gold, 46 

— gun metal, 36 

— silver ware, 50 

Indian gold, mixture, 49 

Ingot copper, analysis, 11 

— mould, revolving, 116 

Tron and aluminium, fluidity of, 
22 

— cast, 3, 118 

— forged, properties, 118 

— steel cast, 3, 118 

— wrought, 3 


JEHANCON’S aluminium bronze, 
109 

Judging strength of metal, 51 

Junction pipes, mixtures, 61 


Katserciocke bell, weight of, 
72 

Karakane bells, analysis, 74 

Kingston’s metal, mixture, 101 
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Kunzel’s alloy, 90 


Lake SUPERIOR copper, analysis, 
10 

Large bells, mixture, 75 

Lead, physical data, 3 

— properties, 16, 118 

— uses, 16 

Ledebur’s metal, mixture, 101 

Liberty bell, history of, 73 

Liquation in alloys, 25 

Locomotive bearings (anti-fric- 
tion) mixture, 103 

— castings, mixtures, 64 


Macuinery brass, mixture, 59 

Magnalium, 94 

Magnesium, physical data, 3 

— in molten nickel, 22 

Magnolium metal, mixture, 101 

Maillechort, 48 

Malleable brass mixtures, 54 

— bronze, mixture, 87 

Malleability, metals in order of, 

120 

Manganese, 3 

— bronze, 81 

— — care in casting, 85 

— — mixtures, 87 

— — qualities of, 83 

— — usual mixture, 83 

— copper, usual composition, 
82 

— physical data, 3 

— properties, 118 

— silicon alloy, properties, 23 

Mannheim gold mixture, 49 

Marine brass mixture, 59 

— engineers’ castings, 59 

Mazlie’s non-oxidisable alloy, 

105 

Mercury, physical data, 3 

Metallic packing, mixture, 102 

Metalloids, importance of, 7 

Metals, change in properties by 
alloying, 21 

— order of melting, 28 

— physical data, 3 

— properties, 118 

— treatment, 8 
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Microstructure of bearing me- 
tals, 6° 

Mill bushes, mixture, 60 

Mira metal, 109 

Miscellaneous alloys, 105-122 

Mitis castings, 22 

— — structure, 23 

Mixing metal, composition, 51 

Mixtures, Admiralty gun 
metal, 36 

— aluminium alloys (light), 95 

— — brass, 95 

— — — “Durano,” 95 

— — bronze, 36 

— — — heavy, 95 

— — — with silicon, 95 

— ‘American Car Journals,’ 101 

— * Anchor,” metal, 103 

— anti-acid gun metal, 36 

— anti-attrition metal, 101 

— anti-friction metal, 36 

— — — (Admiralty), 62 

— art castings, 95 

— axle boxes, 102 

— Babbitt’s metal, 99, 101 

— barrow metal, 102 

— bell founding, 75 

— — metal (Admiralty), 62 

— bead metal, 54 

— Birmingham platinum, 49 

— bolt metal, 61 

— brazing metal, 36 

— — — (Adniralty), 63 

— brilliant dipping metal, 49 

— bronze for propellers, 87 

— bush metal, 60 

— Caledonian metal, 101 

— “Chrysorin,” 49 

— “Clyde” metal, 102 

— cock metal, 52, 54 

— cog wheels, 61 

— Cooper’s gold, 49 

— coppersmiths’ brasswork, 54 

— Cowle’s metal, 95 

— decorative castings, 36 

— Dewrance’s metal, 101 

— dipping metal, 49 

— durable anti-friction metal, 
103 

— “Durano” bronze, 87 


INDEX. 


Mrxturss, eccentrics, 102 
— expansion metal, 104 
— Fenton’s metal, 101 
— Fontainmoreau’s bronze, 102 
— French bronze, 87 
— fusible metals, 104 
— German silver, 36, 49 
— — — “ Argitan ” brand, 49 
— — — “Arguzoid” brand, 49 
— — — “Castle” brand, 49 
— — — “ Crown” brand, 49 
— — — D’Arcet, 49 
— — — forelectrical casting, 49 
— — — English, 49 
— — — Frick, 49 
— — — good casting, 49 
— — — good polish, 49 
— — — heavy castings, 49 
— — — Parisian, 49 
— — — “Silverette,” 49 
— — — “Silveroid,” 49 
— gilding bronze, 36 
— — metal, 49 
— gold bronze, 49 
— “Graphite” metal, 102 
— gun metal, 59, 61 
— — — Admiralty, 62 
— — — bolts, 54 
— — — for chemicals, 54 
— — — hard, 60 
— — — hydraulic, 61 
— — — imitation, 36 
— — — special, 61 
— — — tough, 60 
— hard face metre valves, 103 
— — plastic metal, 102 
— heavy machines, 102 
— Hoyle’s metal, 101 
— hydraulic gun metal, 36 
— “JTdeal” metal, 103 
— imitation gold, 46 
— — gun metal, 36 
— — silverware, 50 
— Indian gold, 49 
— junction pipes, 61 
— Kingston’s metal, 101 
— Ledebur’s metal, 101 
light machines, 102 
— locomotive castings, 64 
— “Magnalium,” 95 


127 


Mixtures, magnolium metal, 
101 

— malleable brass, 54 

— — bronze, 87 

— manganese bronze, 87 

— — — hard, 87 

— — — malleable, 87 

— — — tough, 87 

— Mannheim gold, 49 

— metallic packing, 102 

— — — (French), 102 

—marine engineers’ castings, 
59 

— Muntz metal, 54 

— naval brass, 54 

— — — Admiralty, 63 

— “ Ormolu,” 49 

— ornamental brasswork, 49 

— pan metal, 54 

— Parson’s metal, 101 

— pattern metal, 36 

— phosphor bronze, 36, 91 

— — — (Adniralty), 62 

— — — for slide valves, 64 

— Pinchbeck, 49 

— pillar gauges, 60 

— piston rings, 162 

— plastic metal, 36, 101 

— plumbers’ brasswork, 51, 52 

— Preston’s bronze, 87 

— red bronze, 87 

— — metal, 52 

— Richards’ bronze, 87 

— riveting metal, 54 

— rivets (cast), 54 

— Roose’s metal, 101 

— “Sulgee” metal, 102 

— screw metal, 54 

— silicon bronze bearings, 65 

— “Similor,” 49 

— slide valves, 102 

— sluice valyes, 60 

— solder, 104 

— — for aluminium bronze, 57 

— — brass, 56 

— — copper, 57 

— — German silver, 57 

— — steel, 57 

— solid locomotive bearings, 
103 
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Mixtures, special anti-friction 
metal (Admiralty), 63 

— spinning metal, 101° 

— steam pressure cocks, 61 

— step bushes, 61 

— stereotype metal, 102 

— “Talmi” gold, 49 

— Tandem metal, 101 

— “Titanium ” metal, 103 

— Tombac (English), 49 

— Tombac (German), 49 

— type metal, 103 

— valve metal, 61 

— very tough metal, 103 

— water pressure cocks, 61 

— white brass (hard), 49 

— — — (soft), 49 

— — marine bronze, 101 

— — metals, 104 

— — navy bronze, 101 

— — platinum bronze, 49 

— yellow brass, 52 

— — bronze, 87 

— — metal (Admiralty), 63 

Moscow, weight of bells at, 71 

Muntz metal mixture, 54 

— — properties, 118 


NAVAL brass mixtures, 54, 63 
Newton’s fusible metal, 21 
Nickel, physical data, 3 

— steel, by Guillimane, 109 
Non-oxidisable alloy, 105 


“Op Hunprep ” table of mix- 
tures, 36 

Old style manganese bronze 
mixtures, 87 

Ornamental brasswork, 44 

— — mixtures, 49 

“ Ormolu” mixture, 49 


PAcKFone, 50 

Paddle pins, mixture, 59 

Pan metal mixture, 54 

Parisian standard German sil- 
ver, 49 

Parson’s metal, mixture, 101 

Patented alloys, value of, 76 

Pattern metal, 36 
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Peruvian tin, analysis of, 14 

Phosphorus, physical data, 118 

— applications, 88 

Phosphor bronze, 36, 88-91 

— — alloys, characteristics of, 
89 


— — — mixtures, 63, 91 

— — special mixtures, 63, 64 

Pinchbeck, constituents, 45 

— mixture, 49 

Pillar gauges, mixture, 60 

Piston rings, mixture, 59, 64 

— — — (anti-friction), 102 

— rods, mixture, 64 

Plastic metal mixtures, 36, 101 

Platinoid, 106 

Platinum, physical data, 3 

Plumbers’ brasswork, mixtures, 
51, 52 

Pounds avoirdupois, equivalents 
of, 122 

Preston’ s bronze, mixture, 87 

Propellers, manganese bronze, 
analyses, 86 

Price table, 119 


QoEEN’s metal, mixture, 104 


Raitway signal bell mixture, 75 
Red bronze, mixture, 87 

— metal mixtures, 52, 64 
Revolving ingot-mould, 116 
Richards’ bronze mixture, 87 
Rivetting metal mixture, 54 
Rivets (cast), mixture, 54 
Roose’s metal, mixture, 101 


“ SaALGEE” metal, mixture, 102 

Schiller’s “ Song of the Bell,” 68 

Screw metal mixtures, 54 

Segregation of metals in cooling, 
28 

Ship bell mixture, 75 

Shop mixtures, 50 

Silicon bronze bearings, mix- 

ture, 65 
— in cast-iron, 22 
— es alloy, properties, 


— physical data, 3 
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Silver, physical data, 3 

— bell mixture, 75 

“Silverette” German _ silver 
mixture, 49 

‘*Silveroid”” standard German 
silver, 49 

“ Similor” mixture, 49 

Slide valves (anti-friction) mix- 
ture, 102 

Sleigh bell mixtures, 75, 107 

Slide valves, mixture, 64 

Sluice valves, mixture, 60 

Solders for aluminium, 94 

Solder, mixtures, 104 

Speculum metal, 33, 106 

Special anti-friction metal, 63 

— gun metal mixture, 61 

Spelter, impurities in, 15 

Spinning metal mixture, 101 

Standard bell mixtures, 75 

— German silver mixtures, 49 

— metal, 84 

Steam chests, mixture, 64 

— pressure cocks, mixture, 61 

Steel, brazing solders for, 57 

— cast, properties, 118 

— composition, 106 

— mild, properties, 118 

— substitute for, 107 

Step bushes, mixture, 61 

Stereotype metal mixture, 103 

Strength of metal, judging, 51 

Stuffing boxes, mixture, 64 


TABLE bell mixtures, 75 

“Talmi” gold mixture, 49 

Tam-Tam, analysis, 74 

Tandem metal, mixture, 101 

Tenacity, metals in order of, 
120 

Tin, 3, 13, 14 

— analyses, 14 

— brands, 14 

— loss in melting, 30 


Tin, physical data, 3 

— properties, 14, 118 

“Titanium” metal, mixture, 
103 

Tombac (English) mixture, 49 

— (German) mixture, 49 

Tough copper, analysis, 10 

Treatment of metals, 8 

Tungsten, physical data, 3 

Type metal mixture, 103 


VALVE guards, mixture, 59 
— metal, mixture, 61 
Violet-coloured alloy, 105 


WATER pressure cocks, mixture, 
61 

Webster’s bismuth bronze, 108 

Whistles, mixture, 64 

White brass mixture (anti-fric- 
tion), 102 

— — — (hard), 49 

— — — (soft), 49 

— marine bronze mixture, 101 

— metal, microstructure, 6 

—navy bronze, mixture, 101, 

102 
— platinum bronze mixture, 49: 
Wolfram (see Tungsten) 


YELLOW brass, 6 

— — effect of manganese in, 
24 

— — mixtures, 52 

— bronze mixture, 87 

— metal mixture, 63 


Zinc, 15 

— cast, 3 

— logs in melting, 30 
— physical data, 3 
— properties, 15, 118 
— uses, 15 

— volatilisation, 29 


LONDON: PRINTED BY WM. CLOWES AND SONS, LIMITED, 
STAMFORD STREET AND CHARING CROSS, 


K 


— st 


\ March 1903. 


A SMORT hist 


OF THE \ ts /2A 
tA pb A x A H 


PUBLICATIONS ——— 
E. & F. N. SPON, Limited, 


125 STRAND, LONDON, W.C. 


° 


Full particulars post free on application, 


All books are bound in cloth unless otherwise stated. 


PAGE PAGE 
AGRICULTURE .. .. 2 WYONG ORS ee ae Pao ne! 18 
ARCHITECTURE AND Cee | VAC VEATIL CS Sie tone: alive eames meeLC) 
ARTILLERY ; 4 | MECHANICAL ENGINEERING 20 
BRIDGES AND ROOFS 4 | METALLURGY ARS S25 met Az 2 
CIVIL ENGINEERING .. .. 5 | MINERALOGY AND MinING 23 
DOMESTIC ECONOMY 7 | NAVAL ARCHITECTURE i lO 
DRAWING phe AS ORGANISATION AND MAN- 
ELECTRICAL Crenuaene Sbeuets) AGEMENT. = Sa ..f) Ten 425 
Gas AND OIL ENGINES Pil BEVSEGS: = Perens 
GASMLIGHTING!:. 25 «. ‘es FE | RAILWAY oe mes Bo Ao) 
HOROLOGY eae eae eee SANT DARION: see Soe 
io MABIRUNI GAG) KOSS se ype pe) Sa ce! WARMING & Vantin 28 
INDUSTRIAL Cee aa WATER SUPPLY: (o> eno 
MANUBACDURES © i 4. 9 14 USEEUL TABLES... i. s 29 
MARINE ENGINEERING 2 16-| MISCELLANEOUS 4. a. « 31 


NOTE: The Prices in this Catalogue apply to books 
sold in the United Kingdom only. 


2 E. & F. N. SPON, Limrrep. 


AGRICULTURE. ~~ 


Cotton, its Uses, Varieties, Fibre Structure, Cultiva- 
tion and Preparation for the Market, and as an 
Articleof Commerce, By C. P. BRooxs. 174 illus. 
262) DD OVOM mae : bed net 


Coffee, its Culture and rian Sle in at Countries. 
By C. G. W. Locg., 11 plates, crown 8vo 


Tobacco Growing, Curing and Manufacturing. By ; 


C. G. W. Lock, ~ Crown 8vo oe ae 

The American Sugar Industry. A Practical 
Manual on the Production of Sugar Beets and 
Sugar Cane, and on the Manufacture of Sugar 
therefrom. , By TH, Mvyricr. i120 illus..230,pp: 
crown 4to. (New York) _... ss 7 net 

Hops, their Cultivation, Commerce onal Uses.” "iby 
P. L. Simmonps. Crown 8vo = 

Tropical Agriculture. ee Be Tone. Nee 
edition, 8vo 

Estate Fences, ere hone Cone euen wie 
Cost. By A. VERNON. 150 illus, 8vo 


ARCHITECTURE & BUILDING. 


The Hydropathic Establishment and its Baths. 
By R. O. Atusop. 8 plates, demy 8vo ; 

The Turkish Bath, its Design and Cnnaetn. 
By R. O. Arzsop. 26 illus. *demy 8vo 

Public Baths and Wash Houses. By Re O. 
Atusop. 3 plates, demy 8vo : 

The Builder's Clerk. By T. Bates. ‘Second 
edition. F cap. 8vo ... 

Glossary of Technical Terms Toe in Apentce: 
ture and the Building Trades. - G. J. Burns. 
Crown 8vo , 

Chimney Design and. Theory. AB: W. W. 
CuRIsTIE. Second edition, 54 illus. crown 8vo. 
(Nieto VorkN a air a es “te ve net 


I2 


T5 


Ws 


EK. & F. N. SPON, Lirep. 


Stable Sanitation and Construction. By Tek. 
CoLEMAN. 183 illus. crown 8vo 


Architects’ Price Book. By T. E. Ce 
32mo, roan, gilt edges 


Architectural Examples in Paige ee aha 
and Iron. By W. Fut.erton. ‘Second edition, 
220 plates, demy 4to... 


The Clerk of Works’ Vade Meet oe G. G. 
Hoskins. Seventh edition, fcap. 8vo 

A Handbook of Formule, Tables, and Memo- 
randa, for Architectural Surveyors and others 
engaged in Building. By J.T. Hurst. Fifteenth 
edition, 512 pp. royal 32mo, roan ... oe Ss 

Quantity Surveying. By J. Leaninc. Fourth 
edition, 68 illus. 563 pp. 8vo 

A Complete Set of Contract Documents fore a 
Country Lodge. By J. Leaninc. Fcap., in case 

Specifications in Detail. By F. W. Macey. 
2,000 illus, 600 pp. medium 8vo 

Obstruction to Light. A Graphic Method ot 
determining Problems of Ancient Lights. By 
H. B. Moteswortu. g folding plates, 4to net 

Roman Architecture, Sculpture and Ornament. 
By G. B. Prranesi. 200 plates, reproduced in 
facsimile from the original. ease folio, half 
morocco s 

The Seven Periods of English Peciiiectae 
defined and illustrated. By E. Suarpe. Third 
edition, 20 plates, royal 8vo 

Spons’ Architects’ and Builders’ Price. Book, 
By W. Younc. Edited by CLypE Younc. 8vo, 
published annually . 

Our Factories, Workshops and eh acenaines! 
their Sanitary and Fire-Resisting Arrangements. 
By B. H. Tuwairte. 183 illus. crown 8vo 

Elementary Principles of Carpentry. By T. 
Trepcotp and J. T. Hurst. Tenth edition, 
48 plates, crown 8vo 


Practical Stair Building and Handrailing. By 
Wall. \Vden;, 32 oS crown 4to ie 


15 


I2 


12 


IO 


4 E. & F. N. SPON, Limrrep. 


ARTILLERY. 


Guns and Gun Making Material. By G. Eber. 
Crown 8vo 
* Internal Ballistics. Bean A. ecerinee “a6 
,t\ Treatise on Application of Wire to Construction 
of Ordnance. By J. A. Loneripcr. 8vo 
The Progress of Artillery: Naval Guns. By J. A. 
LoNGRIDGE. 8vo, sewed 
The Field Gun of the Future. By is A. Lone: 


RIDGE. 8vo, sewed . 


BRIDGES, ROOFS, ETC. 


Strains in Ironwork. By Henry Apams. Third 
edition, 8 plates, crown 8vo 

The Practical Designing of Structural Ironwork, 
By Henry Apams. 13 plates, 8vo 

Designing Ironwork. By Henry Apams. Sucand 
series. 8vo, sewed. 

Part I.~ A Steel Box Girder 
» LI, Built-up Steel Stanchions 
3 dik Cisternsiand: Tanks 

A Practical Treatise on Segmental and Elliptical 
Oblique or Skew Arches. By G. J. Bett. 
17 plates, royal 8vo ... sae net 

Economics of Construction i in relation to Framed 
Structures. By R. H. Bow. Third thousand, 
16 plates, 8vo ’ 

The Art of Constructing Oblique ‘Arches wan 
Spiral Courses. By W. Donatpson, 8vo 

New Formule for the Loads and Deflections of 
Solid Beams and Girders. By W. Dona.pson. 
Second edition, 8vo . 

Plate Girder Railway Bridges. ae M. freee 
MAURICE, 4 plates, 8vo — ... 

Pocket Book of Calculations in ‘Stresses: By 
FE. M. Georce. 66 illus. royal 32mo, half roan... 
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Estimates and Diagrams of Railway Bridges. 
By J. W. Grover. Second edition, 37 plates, folio 

Iron and Timber Railway Superstructures and 
General Works. By J. W. Grover. Folio 

Strains on Braced Iron Arches and Arched Iron 
Bridges. By A.S. HEArorp. 8vo 

Stresses in Girder and Roef Frames, for poh 
dead and live loads, by simple Multiplication, 
etc. By F. R. JoHNson. 28 plates, crown 8vo.. 

Notes on Cylinder Bridge Piers and the Well 
System of Foundations. By J. Newman. 8vo 

A New Method of Graphic Statics applied in the 
Construction of Wrought Iron Girders. By E. 
OLANDER. 16 plates, small folio . ; 

Elementary Theory and Calculation of iron 
Bridges and Roofs. By A. Ritrer. Trans- 
lated from the Third German edition a 15 Be 
SANKEY. 500 diagrams, 8vo ie 

The SeecuEen and Proportion of Recicd Joints. 
Big. STONEY, .o¥O!” 
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CHEMISTRY. See INDUSTRIAL CHEMISTRY. 


CIVIL ENGINEERING. 


IRRIGATION, SURVEYING, WATERWORKS. 


Design and Construction of Dock Walls. By J. IRs 
ALLEN. 16 plates, crown 4to aa 


Notes on Instruments best suited for Boece 
Field Work in India and the Colonies, By 
W.G. Buicu. 65 illus. 8vo 


Irrigation Works in India and Egypt. By ae B. 
BuckLey. 93 plates, imperial 8vo 


The Maintenance of Macadamised Ronde, By 
T. Coprincton. Second edition, 8vo 


The Barometrical Determination of Heiehts’ 
By F. J. B, Corprerro. Crown 8vo, limp leather 
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On Curved Masonry Dams. gs B. Coventry. 
8vo, sewed 


A Practical Method of ‘Determining the ‘Profile 
of a Ma.onry Dam. y W. B. Coventry. 
8vo, sewed 3 


The Stresses on Masoney Dane ibuneee sections ) 
By W. B. Coventry. 8vo, sewed 


Tables for facilitating the Calculation of Padhe 
works. By D. CunnincHam. Royal 8vo 


Irrigated India. By Hon. Atrrep Deakin. With 
Map, 8vo 


A Chronology of Inland Naviaation in eon 
Britain. By H. R. De Satis, Crown 8vo 


High Masonry Dams. By E. S. Goutp. 18mo, 
boards. (New Yor&) ... a: me or net 


Railway Tunnelling in Heavy Ground, ae Cs 
GRIPPER. 3 plates, royal 8vo 


Levelling and its General Application. By T. 
Hoxtitoway. Second edition, 53 illus. 8vo 

Waterways and Water Transport in different 
Countries. By J.S. Jeans. 55 illus. 8vo 


Aid Book to Engineering Enterprise. By E. 
MatTHEson, Third edition, medium 8vo, buckram 


Matheson & Grant's Handbook for Engineers. 
Second edition, royal 32mo, sewed, gilt edges 
Land and Engineering Surveying. By H. S. 

Merrett. Fifth edition, 41 plates, royal 8vo ... 
A Treatise on Surveying. By R. E. MippLeton 
and O. Cuapwick. Royal 8vo. 
Part 1. 1m plates, 296. pp. ; 
+ Ll.: ‘Fully illustrated; 334 pp. 
A Pocket Book of Useful Formule and Memo- 
randa, for Civil and Mechanical Engineers. By 
Sir G. L. and H. B. MoLkEswortu., ag 
fourth edition, 32mo, roan, gilt edges 


The Pocket Books of Sir G. L. Molesworth and 
J. T. Hurst, printed on India paper and bound 
In one vol, Royal 32mo, russia, gilt edges 
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Metallic Structures: Corrosion and Fouling and 
their Prevention. By J. Newman. Crown 8vo 

Earthwork Slips and Subsidences on Public 
Works. By J. Newman. Crown 8vo 

Scamping Tricks and Odd Knowledge batacionally 
practised upon Public Works. Seed Newman. 
Crown 8vo 


Land Surveying on the Maddian and re 
dicular System. By W. Penman. 22 plates, 8vo 
Diagrams for the Graphic Calculation of Earth- 
work Quantities. By A. H. Roserrs. Ten 
cards, fcap., in cloth case ... mr net 
Spons’ Dictionary of Engineering, Gril, Mechani- 
cal, Military and Naval. 10,000 illus. 4,300 pp. 
super royal 8vo. 
Complete with Supplement, in 11 divisions... 
Ditto ditto in 4 vols. ... 
Ditto ditto half mor., top edge g gilt 
Surveying and Levelling Instruments. By W. F. 
STanLey. Third edition, 372 illus. crown 8vo ... 
Surcharged and different Forms of AS ae 
Walls. By J. S. Tate. 8vo, sewed . 
Hints on Levelling Operations. By W. H. 
Wetts. Second edition, 8vo, sewed 
The Drainage of Fens and Low Lands ie 
Gravitation and Steam Power. By Neils 
WHEELER. 8 plates, 8vo 
Egyptian Irrigation. By W. a icaseneee aati 
edition, 46 plates, super-royal 8vo 
The Nile Reservoir Dam at Assuan, and Rien 
By Sir W. Wittcocxs. Second edition, 13 plates, 
super-royal 8vo fb to ste Lae net 


DOMESTIC ECONOMY. 


Practical Hints on Taking a House. Re Aiea, 
BouLnois. 18mo 


Cleaning and eeanes: iy S. UNGER 
18mo, sewed aa ie 
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The Cooking Range, its Failings and Remedies. 
By F, Dye. ‘Feap. 8vo, sewed ... a sh 
The Gas Consumers Handy Book. By W. 
Ricuarps. 18mo, sewed ... Me cas 
Spons’ Household Manual. 250 es 1,O43.¢pp: 
demy 8vo te ee BB ae er site 
Ditto ditto half-bound French 
morocco 
Handbook of Sanitary Information ee Tone 
holders. By R. S. Tracy. 18mo. (New York)... 


DRAWING. 


The Ornamental Penman’s, Engraver’s and Sign 
Writer’s Pocket Book of Alphabets. By B. 
ALEXANDER. Oblong 12mo, sewed : 

The Draughtsman’s Handbook of Plan and I Map 
Drawing. By G. G. ANpRE. 34 plates, crown 4to 

Slide Valve Diagrams: a French Method for their 
Construction. By L. Banxson. 18mo, boards. 
(New York) _... Es = net 

Elementary Treatise on Orthographic Projec- 
tion. By W. Binns. Thirteenth edition, 23 
plates, Svo.. |. ie 

Second Course of Orthographic Projection. By 
W. Binns. Fourth edition, 23 plates, 8vo 5 

A System of Easy Lettering. By J. H. Cromwe tt. 
Fourth thousand, oblong &vo. (New York) net 

A First Course of Mechanical Drawing (Tracing). 
By G. Hatripay. Oblong 4to, sewed ‘ aa 

Mathematical Drawing Instruments. By W. F. 
STANLEY. Seventh edition, illustrated, crown 8vo 


ELECTRICAL ENGINEERING. 


Electric Bell Construction. By F. C. Attsop. 
Second edition, 177 illus. crown 8vo 


Induction Coils and Coil Making. By F. C. 


Atusop. Fourth edition, 125 illus. crown 8vo ... 
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Practical Electric Bell Fitting. By F.C. Attsop. 
Tenth edition, 186 illus. crown 8vo ss 

Telephones: their Construction and Fitting. Be 
F.C, Attsop. Sixth edition, 156 illus, crown 8vo 

Thermo-electric Reactions and Currents between 
Metals in Fused Salts. By T. ANDREws. 8vo, 
sewed . 

Electric Bien ae A jee Reposiion of thie 
Art. By F. B. Crocker. (New York.) 

Vol. I. The Generating Plant. Royal 
OVO. oes ee aes Bes ave 5B 

Vol. Il. Distributing Systems and 
Lamps. Royal 8vo 

A History of Electric Telegraphy to ox er 
1837. By J. J. Faure. Crown 8vo and 

Magnets and Electric Currents. By J. A. 
Fieminc. Second edition, 136 illus. 417 pp. 
crown 8vo .. es net 

Electrical Engineers’ Pocket Book. By H. A. 
Foster. 1,000 pp. feap. 8vo, morocco flap, gilt 
edges. (New COTE air. ne aig 8: 

Notes on Design of Small Dynamo. By GEorGE 
Hatuipay. Second edition, 8 plates, 8vo 

Transformers; their Theory, Construction, and 
Application simplified. By C. D. Haskins. 
38 illus. crown 8vo. (New York) . 

The Pheenix Fire Office Rules for Blectric Light 
and Electrical Power Installations. By M. 
Heapny. Twenty sixth edition, 8vo, sewed 

American Electric Street Railways: their Con- 
struction and Equipment. By K. HEpcEs. 
200 illus. post 4to 6 ur, ns re 

Testing Telegraph Cables. By Colonel V. Hos- 
Kiar. Third edition, crown 8vo ... : 

The Magneto-Hand Pe lepnote. os N. Higa 
Square t6mo. (New York) .. ; 


General Rules recommended fot ee for the 
Supply of Electrical Energy. THe INstiruTion 
oF ELECTRICAL ENGINEERS. 8vo, sewed... we 

Ditto ditto cloth ... ea Shee Mis MO uee 
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Form of Model General Conditions. Recom- 
mended by the InstiruTIon OF ELECTRICAL 
EnaINnegErsS for use in connection with Electrical 
Contracts. 8vo, sewed - se net 

A Handbook of Electrical Testing. Be Eerie 
Kempe. Sixth edition, 238 illus. demy 8vo 

Application of Electricity to Railway ACO DE, 
By W. E. Lanepon. 142 illus. 8vo ss 

The Galvanometer. By E. L. Nicuots. Royal 
8vo, sewed. (New York) 


Induction Coils. By H. T. Nowra bees 


edition, 79 illus. crown 8vo. (New Yorf)... net 
Electric Gas fe btins By H. T. Norriz. 12mo 
(New York)... ae net 


Systematic Treatise on ‘Electrical Measurements. 
By H.C. Parker. 8vo. (New York) i 

Practical Electrics: a Universal Handybook on 
Every Day Electrical Matters, Sixth edition, 8vo 

Electrical Engineers’ and Students’ Chart and 
Handbook of the Brush Arc Light System. By 
H.C. Reacan. 8vo. (New York)... 

Electricity: its Theory, Sources and Ma shontione 
By J. T. Spracue. Third edition, 1og illus. 
658 pp. crown 8vo 

Telegraphic Connections. bBy C. aoe Ano 
W. H. Jones. 20 plates, oblong 8vo. (New York) 

Rontgen Rays and Phenomena o the Anode and 
Cathode. By E. P. THompson and: W. A. 
ANTHONY. 105 illus. 8vo. (New York) 

Dynamo Electric Machinery. By Prof. S. P. 
TuHompson. Seventh edition in preparation. 

Design of Dynamos (Continuous Currents). By 
Prof. S. P. THompson. 4 coloured and 8 folding 
plates, 243 pp. demy 8vo ... _ net 

Schedules for Dynamo Design, ed with the 
above, 6d. each, or 4s. per doz., or 18s, per 100 net 

Electro-Magnet and iectrotiaenetic Mechanism. 
By Prof. S. P. THompson. Third edition in the Press 

Philipp Reis, Inventor of the Telephone: a Bio- 
graphical Sketch. By Prof. S. P. THompson. 
8vo, cloth sy a wil Be et 
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Polyphase Electric Currents and Alternate Cur- 
rent Motors. By Prot, S. P. THompson, 
Second edition, 9 coloured and 8 folding plates, 
demy 8vo . ue os 

Electrical Tables and Memoranda "Be PrOL gop: 
THompson and E. Tuomas. 64mo, roan, gilt 
edges fs ad a st a ay 
Ditto ditto, in celluloid case nes - 

Generation and Transmission of Electric 
Energy at and from Coal Pit centres. By 
B. H. Tuwaite. 8vo, sewed hod we net 

Problems in Electricity. A Graduated Collection 
comprising all branches of Electrical Science. 
By R. Weser. Translated from the French by 
KE. A. O’KEeEFe. 34 illus. 366 pp. crown 8vo_ net 


GAS AND OIL ENGINES. 


The Theory of the Gas Engine. By D. Crerx. 
Second edition edited by F. E. IpELL. 18mo, 
boards. (New York) _... ; Net 

The Design and Construction! of Oil Engines. 
By A. H. Go_tpincuam. Crown 8vo. (New York) net 

Practical Hand-Book on the Care and Manage- 
ment of Gas Engines. By G. Liecxre.p, 
Third edition, square 16mo. (New York)... 

Gas and Petroleum Engines. A Manual for Stu- 
dents and Engineers. (Finsbury Technical 
Manual.) By W. Rosinson. Second edition, 
474 illus. 950 pp. demy 8vo a Ae net 


GAS LIGHTING. 


Gas Analyst's Manual (incorporating Hartley’s 
‘‘Gas Analyst’s Manual” and ‘Gas Measure- 
ment”). By J. Apapy. 102 illustrations, 576 
pp., demy 8vo te Ay we es net 


a8 


12 Ki. ie F. ve BEEOy: Laimtrep. 


Illuminating and Heating Gas. A ran of 
Manufacture of Gas from Tar, Oil, etc. By 
W. Burns. Crown 8vo a ae 
Lighting by Acetylene. ay i ‘te eels; 
200 pp. crown 8vo ... Bee net 
A Treatise on the ee eeers omeiereat 


Values of Gas Coals and Cannels. By BA 
GRAHAM, 8vo 


The Gas Engineer’s iaboratery He adnoor By 
J. Hornsy. Second edition, 69 illus, 328 pp. 
crown 8vo ... she net 


Manual for Gas Basineedne Students. > 
D, Ler. 18mo on 


Practical Treatise on the MManuteeeare and 
Distribution of Coal Gas. By W. Ricuarps, 
Demy 4to ie 

A Comparison of ihe Baten aa be rench 
Methods of Ascertaining the Illuminating 
Power of Coal Gas. By A. J. Van Evnp! 
HOVEN. Crown 8vo... ats A ane is 


HOROLOGY. 


Watch and Clock Maker's Handbook, Dic- 
tionary and Guide. By F. J. Britten. Tenth 
edition, 450 illus. crown 8vo at net 

Former Watch and Clock Makers and their 
Works, | By PebjyeBrirren: i) illus. crown 


8vo 30 net 
Old Clocks and Watches and die Makers: By 
F, J. Brirren. 400 illus. demy 8vo as net 
The -SPUNE IIS and Adjusting of Watches. By 
F, J. Brirren. 75 illus. crown 8vo m net 


Prize Essay on the Balance Spring and its Iso- 
chronal Adjustments. By M. Immiscu. Crown 
8vo a 

Treatise on Watchwork, Pact eek ‘pieeany By 
H. L. NELTHRoppP, Illustrated, crown 8yvo 
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HYDRAULICS. 


Pumps, WaTER WHEELS. (See also WATER SupPLy.) 


Pumps: Historically, Theoretically and Practically 
Considered. By P. R. Bj6rtinc. Second edition, 
156 illus. crown 8vo . 


ve a aS 
Pump Details. By P. R. Bae 278 illus. 
Crown 8vo pee) 
- Direct-Acting Pumping Engine and Steam Pump 
Construction. By P. R. Byjorrinc. Crown 8vo 550 
Pumps and Pump Motors: A Manual for the use 
of Hydraulic Engineers. By P. R. Bjorwine. 
Two vols., 261 plates. royal 4to BOS TO 
Practical Handbook on Pump Construction. 
By P. R. Bjértinc. Second edition, g plates, 
crown 8vo ne 
Water or Hydraulic Motors. a, P. Re Bioene 
206 illus. crown 8vo . as g oO 
Hydraulic Machinery, Sas Societies tis 
Hydraulics. By R.G. Braine. 275 illus. demy 
8vo ay - a ae I4 0 
Practical Hydraulics. By T. Box. Thirteenth 
edition, 8 plates, crown 8vo & Eo) 
Hydraulic, Steam, and Hand Power Lifting and 
Pressing Machinery. By F. Cotyer. Second 
edition, 88 plates, imperial 8vo__... ite aks eo) 
Pumps and Pumping Machinery. by IF. (OSS: R. 
Vol. I... Second editign, 53 plates, Svo ... 259 eS ao 
Vol. II. Second edition, 48 plates, 8vo ... ie nas <O 
Construction of Horizontal and Vertical Water- 
wheels. By W.CuLLEN. Second edition, small 4to Se 
Description of the Differential Expansive 
Pumping Engine. By H. Davey. 8vo ok 2 oO 


Tables giving Hydraulic Mean Depth and Area 
of Circular Sewers. By R. De Satis.  8vo, 
sewed . TO) 

Ponsidsons Bence Prarbine aad W Ree Bie. 
sure Engine and Pump./ By W. Dona.pson. 
4to 
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Principles of Construction and Efficiency of 
Waterwheels. By W. Donatpson. 8vo se 5 
Hydraulic and other Tables for purposes of 
Sewerage and Water Supply. od T. HENNELL. 
Second edition, crown 8vo ... 5 
Experiments on the Friction of ‘the eather 
Collar in Hydraulic Presses. By J. Hick. 8vo, 
sewed . I 
Hydraulic Tables for fndie fhe Mean wele ad 
Discharge in Open Channels. By T. Hicuam. 
Second edition, super-royal 8vo_ ... 7 
Tables for Calculating the Discharge of Water 
in Pipes for Water and Power Supplies. In- 
dexed at side for ready reference. By A. E. Sixx. 


Crown 8vo ... 60 a ses ah 5 
Simple Hydraulic Formulz, By T. W. Stone. 
Crown 8vo_... eae ee ie o 4 


INDUSTRIAL CHEMISTRY AND 
MANUFACTURES. 


Brewing Calculations, Gauging and Tabulation. 
By C. H. BaTer. 340pp..64mo, roan, gilt edges I 
A Pocket Book for Chemists, Chemical Manu- 
facturers, Metallurgists, Dyers, Distillers, etc. 
By T. Baytey. Seventh edition, 550 pp. royal 
32mo, roan, gilt edges oe 5 
A Pocket Book for Pharmacists, “Medical Prac: 
titioners, Students, etc. By T. "BAYLEY. Royal 
32mo, roan, gilt edges ae A 
Practical Receipts for the Aatuineranee the 
Mechanic and for Home use. By H. R. BERKE- 
Ley and W. M. WaLKER. 250 pp., demy 8vo_ net Gi} 
Weaving Calculations. By C. P. Brooxs. Crown 
8vo 
A Treatise on the Manufacture of Soap and 
Candles, Lubricants and Glycerine. By W. L, 
CaRPENTER and H. Leasx. Second edition, 
104 illus. 456 pp. crown 8vo aa a ie £2 
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A Text Book of Paper Making. By C. F. Cross 
and E. J. Bevan. Second edition, crown 8vo ..., 
Sugar House Notes and Tables. By N. Derrr. 
SVON ee ae net 
The “Non Plus Ultra” Soda Fountain Re- 
quisites of Modern Times. A _ Practical 
Receipt Book for Druggists, Chemists, etc. By 
G. H. DusBeLtie, Second pene crown 8vo. 
(New York)... é. a net 
Treatise on the Evaporation oo Saccharine, 
Chemical and other Liquids by the Multiple 
System in Vacuum and Open Air. By J. 
Foster. Second edition, 49 plates, 8vo... net 
Practical Studies in Fermentation. By E. C. 
Hansen. Translated from the German by 
A. K. Mitter, Ph.D. 290 pp. 8vo 
The Chemistry of Fire and Fire Prevention. By 
H. and H. Inexe. 45 illus. crown 8vo ... 
Brewing with Raw Grain. By T. W. ovieenn 
Crown &vo 
Leather Industries: Wa baribory: Book on Ueneive 
cal and Experimental Methods. By H. R. 
Procter. 29 illus. 297 pp. demy 8vo Ke 
Principles of Leather Manufacture. By H. R. 
Procter. tot illus. 520 pp. medium 8vo net 
Theoretical and Practical Ammonia Refrigera- 
tion. By 1.1. Repwoop. Third edition, square 
16mo, (New York) ... a : & net 


Breweries and Maltings. By G. Saint and 
F. Cotyer. Second edition, 20 plates, 8vo 


Text Book of Physical Chemistry. By C. L. 
SPEYERS. 230 pp. demy 8vo. (New York) e 
Spons’ Encyclopedia of the Industrial Arts, 
Manufactures and Commercial Products. 
1,500 illus, 2,100 pp. super-royal 8vo. 
In 2 Vols., cloth mi 
Fa Divisions, cloth: ... 
he V Olss half morocco, top edge gilt 


The Practical Polish and Varnish Maker. By 
H. C. STANDAGE. 270 pp. crown 8vo ay 
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Practical Work in Organic aias TG ris 
F, W. STREATFEILD. Crown 8vo. 


Pigments, Paints and Haein’ By ‘Ce ar eee 


49 illus. crown 8vo 


Tables for the Guantiative Estimation’ of the 
Sugars. By E. Wein and W. Frew. Crown 
8vo 3 : a 

Workshop Reeciet ‘Por ie use ae Manu- 
facturers, Mechanics and Scientific Amateurs. 


Crown 8vo, 5 vols. ~.. ab aS = «= aC 
First Series. Miscellaneous. 
Second _,, Chemical Manufactures. 
‘Wlowwxal 5 Electrical and Metallurgical. 
Fourths ,, Handicrafts and Mechanical 
Subjects. 


Fifth Pa Miscellaneous. 


The Manufacture of Chocolate and other Cacao 
Preparations. By P. ZipPpERER. Second edition, 
87 illus, 280 pp. royal 8vo ... si eS net 
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MARINE ENGINEERING AND NAYAL 


ARCHITECTURE. 


Marine Propellers. By S. W. Barnasy. Fourth 


edition, 6 plates, demy 8vo Ke Ne net 
Marine Engineers Record Book Engines. 
By B.C. BARTEEY. 360, Foahin” =. as net 


Practical Marine Engineering for Marine Engineers 
and Students, By W. F. Duranp, Large 8vo. 
(New York) 5 net 


The Engineer's and Deauchesrene Data Book 
for Workshop and Office Use. ‘Third edition, 
crown 8vo, roan 


Yachting Hints, Tables and Venue By A; C. 
FRANKLIN, Waistcoat pocket size, 64mo, roan, 
gilt edges 


Ditto. ditto in celluloid case 
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Steamships and their Machinery from first to last. 
By J. W. C. Hatpane. 100 illus. 8vo nh 

Tables for Constructing Ships’ Lines. By 
A. Hoee. Second edition, 8vo wee RS 

Submarine Boats. ByG.W.Hovcaarp. 2 plates, 
Crown 8vo 

Tabulated Weights of ares ees Balle Seon 
Square, and Flat Iron and Steel for the use of 
Naval Architects, Ship-builders, etc. By C. H. 
Jorpan. Fifth edition, 579 pp. royal 32mo. 
French morocco, gilt edges. 

Particulars of Dry Docks on ore aves TNE ce 
By C. H. Jorpan. On a sheet folded in cloth, 
18mo 

Questions and Answers for ‘Marine Engiseers, 
with a Practical Treatise on Breakdowns at Sea, 
By T. Lucas, 12 folding plates, 515 pp., gilt 
edges, crown 8vo. (New York) _... ae net 

Marine Transport of Petroleum. By H. Lirtre, 
66 illus. crown 8vo 


Progress of Marine Engineering sen the te 


of Watt to the present day. By J. Main, 67 illus. . 


crown 8vo. (New York) 


Reed’s Engineers’ Handbook to the Board of 
Trade Examinations for certificates of Com- 
petency as First and Second Class Engineers, 
Seventeenth edition, 8vo_... as net 

Key to the Seventeenth Edition of Reed’s 
Engineers’ Handbook. Svo _... A net 

Reed’s Examination Papers for Extra First 
Class Engineers. Third edition, 8vo ... net 

Reed’s Polyglot Guide to the Marine Engine in 
English, French, German and Norsk. Oblong 
8vo re a net 

Reed’s Marine Boilers, Peetanc ian crown 8vo 

net 

Reed’s Useful Hints to Sea-going Engineers. 
Third edition, crown 8vo ... ee net 

Drawing of the Triple Expansion Engine 
and the Pipe Arrangements... Two sheets in 
CAS CR Macs S30 ee 306 ne Ba net 
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Drawing of a Se ogee Sa sake On sheets in 
CaSCa ara. ae net 


Naval Avchiters aad ences “Data Book. 
By T. H. Watson. Feap. 8vo, cloth ... net 


MATERIALS. 


Testing Machines. By A. V. Aszsor. 18mo, 
boards. (New York)... a aie net 


Practical Treatise on the Stren ath of Materials. 
By T. Box. Fourth edition, 27 roe 536 pp., 
8vo aos ae net 


Treatise on hie tOacin Progress, Prevention 
and Cure of Dry Rot in Timber. ee ES BS 
Britton. to plates, crown 8vo 2 

Portland Cement: its Manufacture, Pestne ee 
Uses By DUB. Burune: Ss illus; evo\s., 


Cement Users’ and Buyers Guide. By Cee 
32m0o, leather .. : net 


Twenty Years’ Practical Ee caer of Naa 
Asphalt and Mineral Bitumen. By W. H. 
DELANo. Crown 8vo, parchment... - 

Experiments on the poe of Cement. By 
J. Grant. 8vo ; a 

Stone: how to get it and how to use it. By Major 
Gen, Ck: Luakp, R.E. 8vo 

Notes on Concrete and Works in. @anthera: By 
J. Newman. Second edition, 250 pp. crown 8vo 


Testing of Pipes and Pipe-joints in the wee 
Trenches. By M. M. Paterson. 8vo, sewed . 


Lubricants, Oils and Greases. ei I, Runeou 
8vo 


Practical Treatise on “Mineral Oils sie nets 
By-Products. By ti. I. Repwoop, 67 illus. 350 PP. 


demy 8vo 
Silico-Calcareous Sandstones. By 2 Sone 
5 plates, 8vo, sewed : me net 
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MATHEMATICS. 
Imaginary Quantities. By M. Arcanp. Trans- 
lated by Pror, Harpy. 18mo, boards. (New York) 
net DO) 
Text Book of Practical Solid Geometry. By 
E. H. pe V. ATKinson. Revised by Major B. R. 
Warp, R.E. Second edition, 17 plates, 8vo Ti 
Quick and Easy Methods of Calculating, and 
the Theory and Use of the Slide Rule. By 
R. G. Biaine. Second edition, 16mo, leather ... 2G 
General Method of Solving Equations of all 
Degrees. By O. Byrne. 8vo, sewed 0 
Symbolic Algebra, or the Algebra of Al eebrare 
Numbers. By W. Cain. ae boards. (New 
NOP BYP wes ao net 20 
Principles of Graphic Statics. By cS S. CLARKE. 
Third edition, 11 plates, 4to : L266 
Nautical Astronomy. By J. H. Goran eran 
SNOW ges a net 2G 
Plane eeomerrin al Drawing. Bye ae C. Fawopry, 
Crown 8vo ... ; eS net 6220 
Chemical Problems. By J C. Poe r8mo boards. 
(New York)... sis net 2° 0 
Elementary Treatise on the Calculus for Engineer- 
ing Students, By J. GRAHAM. Second edition, 
crown 8vo Ps 
Algebra Self-Taught. By P. Pree “Third Sano 
crown 8vo ©... 2 6 
Galvanic Circuit ieee ated Mathematically. 
By G. S. Oum. Translated by W1LLiAM FRancis. 
18mo boards. (New York)... os a net BuO 
Elementary Practical Markeniatics. By M.“T, 
OrmsBy. 420 pp. demy 8vo Pe ies net 7 6 
Elements of Graphic Statics. By K. Von Ort, 
Translated by G. S. CLarkE. Crown 8Vvo 510 
Figure of the Earth. By F. C. Roperts. 18mo, 
boards. (New York) .. ms net Pes) 
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Arithmetic of Electricity. By T. O’c. SLoanE. |. 
Thirteenth edition, crown 8vo. (New York) net 4 
Origin, Rise and Progress of the Science of 


Geometry and Mathematics. By Prof. H. 
Spooner. Crown 8vo, sewed ms | net 2 


Graphic Method for Solving certain Algebraic 
Equations. By G. L. Vose. 18mo, boards. 
(New York)... a Aa5 ae se net 2 


MECHANICAL ENGINEERING. 


SreAM ENGINES, STEAM BoiLers, ETc. 


Handbook for Mechanical Engineers. By Hy. 


Apams, Fourth edition, 426 pp. crown 8vo _... 7) 
Appleby’s Handbooks of Machinery. Many 

illustrations, 8vo, Sections 1,2,3,4and6 each 3 

Section 5.. 5 


Section Piet Movers, Steam, Gas and Air Engines. 
Section 2.—Hoisting Machinery, Winding Engines, etc. 
Section 3.—Pumping Machinery and Pumping Engines. 
Section 4.—Machine Tools and Accessories. 
Section 5—Contractors’ Plant and Railway Materials. 
Section 6.—Mining, Colonial and Manufacturing Machinery. 
The portion of Section 6, dealing with Mining Machinery, 

is to be had separately, price 2s. 6d. 

Engineers’ Sketch Book of Mechanical Move- 
ments. By T. W. Barer. Fourth edition, 

2,603 illus. 348 pp. 8vo 


3 10 
The Repair and Maintenance of Machinery. Eye 

T. W. BarsBer. 417 illus. 8vo 10 
Slide Valve and its Functions, with ieee 

reference to Modern Practice in the United 

States. By J. Brcarrup. go diagrams, medium 

8vo. (New York) oe net 8 
Practical Treatise on Mill Gearing. By T. Box. 

Fifth edition, 11 plates, crown 8vo bi 
Essential Elements of Practical Mechanics. 

By O. Byrne, Fourth edition, post 8vo... 7 


Practice ).of' = Hands Turning: fo byes. 


CAMPIN, 
Third edition, gg illus. crown 8vo 


E. & F. N. SPON, Limrrep. 21 
Working and Management of Steam Boilers 
and Engines. By F. Cotver. Second edition, 
crown 8vo 3°16 
Treatise on Modern Steam Engines and Boilers. 
By F. Cotyer. 46 plates, 4to £2.26 
Treatise on the use of Belting for the ‘enter ehp 
of Power, By J. H. Cooper. Fifth edition, demy 
8vo. (New York)... nae ee net 125-0 
Steam Engine considered as a Thermodynamic 
Machine. By J. H.Cotrerityt, Third edition, 
39 diagrams, 8vo ae Mae 
Fireman’s Guide, a Handbook on aihe Cae ve 
Boilers. By K. P. Danitstrom. Eighth cdition, 
fcap. 8vo, (New York) 250 
Transmission of Power by Fluid Pressure, Air 
‘" and Water. By W. Donatpson. 8vo. i 6 Oo 
History and Development of Steam Locomotion 
on Common Roads. By W. FLEercHER. 8vo 5 Oo 
Boiler Makers’ and Iron Shipbuilders’ Com- 
panion. By]. Fopen. Fourth edition, fcap, 8vo Bae 
Art of Copper Smithing. By J. Futter. Royal 
8vo, new edition. (New York) ... os net T2006 
Elementary Treatise on Steam and the Use of 
the Indicator. By J. C. Granam. 8vo... i @, 10 
Saw Filing and Management of Saws. By R. 
GrimsHaw. New edition, 81 illus, 16mo, (New 
York) ..; sas oa net 30.6 
Belt Driving. By G. HALuipay, 8vo it 2080 
Commercial Efficiency of Steam Boilers. ¥ BY 
A. Hanssen. Large 8vo, sewed sae ee 6 
Corliss Engine. By J. T. Henruorn, Third 
edition, fifth thousand, square 16mo. (New York) ae! iG 
Liquid Fuel for Mechanical and Industrial Burposes 
By E. A, BrayLey Hopcetts, 8vo caeO 
Elementary Text-Book on Steam Engines ae 
Boilers. By J. H. Kinzary. Third edition, 
103 illus, 8vo. (New York) Io 6 
The Mechanician: a Treatise on the eanbenon 
and Manipulation of Tools. By C. Knicur. 
Fifth edition, 96 plates, 397 pp. 4to Am To O 
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The A. B.C. of the Steam Engine, with a 
description of the Automatic Governor. By 
J. P. Lisx. 6 plates, 1zmo. (New York) net 

Valve metas Record Book. be P, A. Low. 8vo, 
boards.. 

Metal Plate Works its Patterns and mee Gcomaen 
for the use of Tin, Iron and Zinc Plate Workers. 
By C. T. Mitiis. Fourth edition, 280 Meare 
crown 8vo 

Steam Boilers, their Mavopenent ea my Greene 
By J. Peattiz, Fourth edition, crown 8vo 

Treatise on the Richards Steam Engine Indi- 
cator. By C. T. Porrer. Sixth edititon, 8vo :.- 

Arrangement, Care and Operation of Wood 
Working Factories and Machinery. By J. 
Ricuarps. Second edition, crown 8vo ue 

Practical Treatise on the Steam Engine. By 
A. Riac. Second edition, 100 plates, demy 4to 

Pocket Book for Boiler Makers and Steam 
Users. By M. J. Sexton. Royal 32mo, roan, 
gilt edges. Fifth edition in the press ee 

Liquid Fuel. By B. H. Tuwairr. 8vo, sewed 


Slide and Piston Valve Geared Steam Engines. 
By W. H. Untanp. Two vols., half morocco ... 


How to run Engines and Boilers. By E. P. 
Watson. Fifth edition. (New York) 


Practical Method of Designing Slide Valve 
Gearing. By E. J. Wetcu. Crown 8vo 


Elements of Mechanics. By T. W. Waricur. 
Illustrated, 8vo. (New York) : a = 


METALLURGY. 


TRON AND STEEL MANUFACTURE. 


Life of Raby ay Axles. Eye T. ANDREws. 8vo, 
sewed . 


Microseépic ince Bias in Steel Rails and 
Propeller Shafts. By T. ANpDREws. 8vo, sewed 
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Microscopic Internal Flaws, Inducing Fracture 
in Steel. By T. AnprEews. 8vo, sewed : 
Brassfounders’ Alloys. By J. F. Bucuanan. Crom 
CvO; — |; sty net 
American Standard Specifications ‘for Steel. By 
A. L. Corsy. Second edition, revised, 103 pp., 


crown 8vo. (New York)... es ae net 
Galvanised Iron: its Manufacture aii Uses. By 
J. Davies. 8vo oe oa net 


Management of Steel. By G. Ene, Seventh 
edition, crown 8vo ... 

Galvanising and Tinning, with a Special rchepter 
on Tinning Grey Iron Castings. By W. T. 
FLANDERS. 8vo ee ae net 

Cupola Furnace. A See Genre on the 
Construction and Management of Foundry 
Cupolas. By E, Kirx. Demy 8vo, (New York) 

Practical Notes on Pipe Bending: By J. W. 
MAcFARLANE. 8vo 

Atlas of Designs concerning Blast Furnace 
Practice. By MicuareL Paviorr. 127 plates, 
14 in. by 103 in. oblong, sewed ... a net 

Modern Foundry Practice. Including revised 
subject matter and tables from SpretTson’s 
‘Casting and Founding.’ ads SHARP, 272 
ills: 470 pp.,.8Vo” > %.. az net 

Roll Turning for Sections. in Steel and Iron. 
By A. Spencer. Second edition, 78 plates, 4to... 

The Design and Equipment of Blast Furnaces. 


By Joun L. STEvENsonN. Demy 8vo Ps net 
Treatise on Iron and Steel Founding. By C. 
Wvu.ic. Second edition, crown 8vo ... net 


MINERALOGY AND MINING. 


Rock Blasting. By G.G. ANnprRE. 12 plates, 8vo 
Practical Treatise on Coal Mining. By G. G. 
AnpreE. Two vols., 82 plates, royal 4to.. 


Mine Drainage, Pumps, etc. Ey HisC, Bewe 
8vo, sewed, (New York)... Ss net 
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Manual of Assaying Gold, Silver, ee at and 
Lead Ores. By W. L. Brown. Tenth edition, 
illustrated, crown 8vo. (New York) oe net 

Tin: Describing the Chief Methods of Mining, Dres- 
sing, etc. By A. G. CuarLeTon. Crown 8vo ... 

Gold Mining and Milling in Western Australia, 
with Notes upon Telluride Treatment, Costs and 
Mining Practice in other Fields. By A. G. 
CHARLETON. Numerous ee plans and 
tables, super-royal 8vo se 3 net 


Blasting of Rock in Mines, Guaries Tunnels, 
etc. By A. W. and Z. W. Daw. Demy 8vo ... 
Handbook of Mineralogy; determination and de- 
scription of Minerals found in the United States. 
By J. C. Foye. 18mo, boards. (Néw York) net 
Conversations on Mines. By W. Hopron. Ninth 
edition, crown 8vo 
Our Coal Resources at the End of ae Nicene 
Century. By E. Hutt. Demy 8vo shes 
Cyanide Practice. By A. James. Third edition: 
11 plates, crown 4to... oh $2) net 
Simple Rules for the Discrimination of Gems. 
By T. S. G. Kirkpatrick. 16mo, leather 
Hydraulic Gold Miners’ Manual. By T. S. or 
KIRKPATRICK, Second edition, crown 8vo 
Economic Mining. By C. G. W. Lock. 8vo 
Gold Milling: Principles and Practice. By C. G. W. 
Lock. 200 illus. 850 pp. demy 8vo ee net 
aiinine and Ore-Dressing Machinery. By 
.G. W. Lock. 639 illus. super-royal 4to : 
debe Pocket Book. By C. G. W. Lock. Fourth 
edition, 158 illus. 430 pp. fcap. 8vo, roan, gilt 
edgecs .% HE net 


Holloway onendee process ae Extracting 
Gold. By C. C. Loneripgr, 8vo, sewed 

Practical Handbook for the Working Miner 
and Prospector, and the Mining Investor, By 
J..A. MiLier. Illustrated, crown 8vo ... 

Theory and Practice of Centrifugal Ventilating 
Machines. By D. Murcue. 8vo 
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Examples of Coal Mining Plant. By J. Povey- 

Harper. Second edition, 40 plates, 26 in. by 

ZO ID: 3... cee net 4 4 
Examples of Coat Mining Plant, Second Series. 

By J. Povey-Harper. 10 plates, 26 in. by 20in. met 2 12 
Miner’s and Prospector’s Pocket Guide. By 

T. R. Surtie, Square 16mo ee ee net 2 


ORGANISATION AND MANAGEMENT. 


Management of Engineering Workshops. A 
Ccurse of Six Lectures delivered to the Insti- 
tution of Junior Engineers. By A. H. Barker, 
8vo, sewed ... Bos wt 3 

Organization of Gold Mining ‘Business. By N. 
Brown. Fcap. folio. New edition im the press 

Manual of Engineering SPECIFICATIONS and 
Contracts. By L. M. Haupr. Eighth edition, 8vo. 

(New York)... re net 12 

Depreciation of Factories. By Ey, MA rwecon: 8vo. 

Third edition in the press : se 

Aid Book to Engineering Enterprise. got E. 
Marueson. Third édition, 916 pp. 8vo, buckram 1 4 

Office Management. By W. Kaye Parry, A 
handbook for Architects and Civil Engineers, 
medium 8vo ... ; 3 net 10 

The American Hardware Store. “A Manual of 
approvéd methods of arranging and displaying 
hardware. By R. R. Wittiams. 500 illus. 
royal 8vo, (New York) A i af 12 


PHYSICS. 


The Entropy Diagram and its es By 


M. J. Boutvin. Demy 8vo , a8 5 
Physical Problems and their Solution. By A, 
BourcouGnon. 18mo, boards. (New York) net 2 


Experimental Science: Elementary, Practical and 
Experimental Physics. By G. M. Hopkins, 
Twenty-third edition, 420 illus, 1,000 pp. large 8vo, 


(New York) ass oe i fe Me met T° 1° 
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Reform in Chemical and Physical Calculations. 
By C. J. T. Hanssen. Demy ato... end net 


Physics of the Ether. By S. T. Preston. 8vo 


RAILWAY ENGINEERING. 


Railroad Curves and Earthwork. By C. F. 
ALLEN. 12m0, leather, gilt edges. (New York) net 

Up-to-date Air Brake Catechism. By wt ite 
BuiackaLL, Twelfth edit. cr. 8vo. (New York) net 

Simple and Automatic Vacuum Brakes. By C. 
Briecs, GUN, Ry “rr plates, Svo 

Notes on Permanent-way Material, Picclanie 
and Points and Crossings. By W. H. Coxe. 
Crown 8vo. Fourth edition im the press 

Block Signal Operation. By W. L. Derr. Glens 
crown 8vo, (New York) ; 

Block and Interlocking Signals. By W, H. 
Exuiotr, 8vo, leather. (New York) oe net 

Formule for Railway Crossings and Switches. 
By J. GLover. Royal 32mo ; 

Locomotive Catechism. By R. Grimsuaw. Moree 
8vo. (New York) 

Examples of Station Buildings oad ee Pou 
By J. W. Grover. Folio . 
Railway Engineering, Mechanical faa Blectrical: 
By J. W. C. Hatpane. 5 plates, demy 8vo 
Tables for setting-out Railway Curves. By C. P. 
Hoae. A series of cards in neat cloth case 
The Construction of the Modern Locomotive. 
By G. Hucues. 300 illus. 8vo 

Practical Hints for Light Railways at Honewnd 
Abroad. By J. R. Jounson. Crown 8vo. 

Tables for setting out Curves for Railways, Roads, 
Canals, etc. By A, KeNNEpy and R. W. Hack- 
WoOoD, 32mo. 

Tables for Computing the Contents of ‘Earth- 
work in the Cuttings and Embankments of 
Railways. By W. MACGREGOR, Royal 8vo 
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Remunerative Railways for New Countries. By 
R. C. Rapier. Crown 4to ... 


Locomotive Slide Valve Setting. By G; E, rumen 
PSO ~ ... Re net 


Practical Hints c on n setting out Curves. eS AG 
Watson, 18mo 
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SANITATION AND PUBLIC HEALTH. 


Sewage Purification. By E. Bairry-DenTon. 8vo 

Water Supply and Sewerage of Country Man- 
sions and Estates. By E. Baitey-Denron. 
Crown 8vo _... ae net 

Sewage Irrigation oF ie aemiers: ey, Rue We ae: 
Bircw. 8vo, sewed .. 

Dirty Dustbins and Sloppy Streets. By ce P. 
Boutnotis. Crown 8vo, sewed _— ... 

The Municipal and Sanitary Gea ‘Hand 
book. By H. P. Boutnois. Third edition, 
55 illus. 491 pp. demy 8vo ... 

Sanitary House Drainage, its Prmeiples and 
Practice. By T. E. CoLeman, _ 98 illus, crown 8vo 

Stable Sanitation and Construction. By T. E. 
CoLeMaNn. 183 illus. crown 8vo 

Public Institutions, their Engineering, Sanilacy ana 
other Appliances. By F. CoLyer. 8vo.. is 

Modern Sanitary Appliances for Heat 
Residences. By F. Cotyer. Crown 8vo 

Standard Practical Plumbing. By J. P. Davigs. 
Vol. I. Fourth edition, royal 8vo Br 
Vol. II. Royal 8vo. Is ihe net 


A Complete and Practical Treatise « on Plumbing 
and Sanitation: Hot Water Supply, Warm- 
ing and Ventilation, Steam Cooking, Gas, 
Electric Light, Bells, etc., with a complete 
Schedule of Prices of Plumber’s Work. By 
G..B. Davis and F. Dye. 2 vols. 637 illus. and 
at folding plates, 830 pp. 4to, cloth oy net 

Natural and Artificial Sewage Treatment. By 
is Col,A.-S, ae V.C., and H. A. RoEcHLING. 
SVOr A au net 
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Las Obras de Salubridad de la Ciudad de Buenos 
Aires. By Hon. R. C. Parsons, 8vo ... net 


Sewerage and Sewage Disposal. By H. Rosiy- 
son. Second edition, demy 8vo 


Plumbing, Drainage, Water Supply and Hot 
Water Fitting. By J. Smeaton. 8vo 


WARMING AND VENTILATION. 


Practical Treatise on Heat. By T. Box. Ninth 
edition, 14 plates, 300 pp., crown 8vo_... 

Health and’ Comfort in House Building, or Wer 
tilation with warm air by self-acting suction 
power. By J. DryspaLe and J. W. Haywarp. 
Third edition, 6 plates, 8vo aes ae abe 

Hot Water Supply. By F. Dye. Fifth edition, 


48 illus. 86 pp. crown 8vo ... its net 
A Practical Treatise upon Steam ‘Heating. By 
F, Dye. 129 illus. 246-pp. demy 8vo-.... net 


The Engineer’s Practical Guide for Fixing Hot 
Water Apparatus. By J. Erpripcr. Second 
edition, crown 8vo, sewed . 


Practical Treatise upon Warming: “Bulldines fe 
Hot Water. By C. Hoop. Third edition, 
revised by F. Dye. 369 illus. 600 pp. demy 8v0 

Charts for Low Pressure Steam Heating. By 
J. H. Kineary. Small folio. (New York) Ge 

Formulz and Tables for etch By J. H. 
KineaLy. 8vo. (New York) ; 


Mechanics of Ventilation. By oe W. ea 
Second edition, 18mo, boards. (New York) net 


WATER SUPPLY. 


(See also HyDRAULICS.) 


Water Softening and Purification. By H. Cotrer. 
{llustrated, crown 8vo S| 

Treatise on Water Supply, Brana and Sania 
Appliances of Residences, By F. Coven Cr. 8vo 
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Report on the Investigations into the Purifica- 
tion of the Ohio River Water at Louisville, 
Kentucky. By G. W. Futter. 8 piaies: ay 
cloth. (New York) a 


The Metropolis Water Act (Go With cee 
By T. HENNELL. 8vo, sewed na 


Purification of Public Water Bp Oplce: By J. Ww. 
Hirt. 314 pp., 8vo. (New York) .. : 
Well Boring for Water, Brine and Oil. By C. eee 


go illus. “Bvo, LOE Sy... bats net 
Water supply: By Is ee Eve edicoe crown 
3vo as i ee 
On Artificial Gaderaind Water. By” 4, 
RicHERT. 8yvo, sewed she me net 


Notes on Water Supply. By F. W. STONE. 
Crown 8vo _... 

The Principies of Waterbirds Encncedae. By 
J. H. T. Tupspery and A. W. BriGcutTmore. 
Second edition, 13 plates, medium 8vo 


USEFUL TABLES, 
Weights and Measurements of Sheet beat 


By J. ALEXANDER. 32m0o, roan 


Tables of Parabolic Curves for the use of pa ay 
Engineers and others. sth Gu vALEENs jo oe 
16mo 

Tables of Bagariehrie: of tite Sea bes. 


from 1 to 108,000. Py C, BABBAGE. oe 
edition, 8vo 


Barlow’s Tables of eaucees Chee. saa Roose 


Cube Roots and Reciprocals. Crown 8vo 
French Measure and English Equivalents. By 
J. Broox. Second edition, feap. 32mo, roan 
Tables of Squares. By E. E. Bucnanan. Ninth 

edition, 12mo, (New York)... thes net 


A Dictionary of Metric and other east Measures. 
Byily CLARK: BVO 1, : she ne ns 
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Land Area Tables. By W. Copp. Square 16mo, 
on a sheet mounted on linen and bound in cloth 


Tables for Setting out Curves from 1o1 to 5000 
feet radius. By H. A. Curer and F. J. EDGE. 
Royal 32mo 


Tables of the Weight of E68. By W. J. GIRDER. 
On large folding card e 


Superficial Ready pore for Boards, Deals, 


Battens, etc., giving measurements from 1 ft. 
x 4 in. to se it. x 3 ic Su ES ~Haxt. 8vo, 
sewed . be net 


Table of the ie ‘ar Deathee ‘Belting and 
Shafts. By C. L. Herr. On folding card 


Tables of some of the Principal Speeds occurring 
in Mechanical Engineering, expressed in Metres 
per second. By P. KEERAYEFF, r8mo, sewed .. 

Turner’s and Fitter’s Pocket Book. aoe ie wh 
Nicca. 18mo, sewed 

Tables for Engineers and Mechanic e giving the 
values of the different trains of wheels required to 
produce Screws of any pitch. By Lorp Linpsay. 
Second edition, royal 8vo, oblong... : or 

Screw-cutting Tables. By W. A. Martin. Seventh 
edition, royal 8vo, oblong ... Be 

Metrical Tables. By Sir G. L. eae Third 
edition, royal 32mo ... a si 

Planimeter Areas. wielitpliae ape various scales, 


By H. B. Morreswortn. Folding sheet in cloth 
CASO. oo obe net 


Tables for Senin out ‘Half-Wi dths on Railways, 
Roads, Canals, etc. By J. S. OLver. Crown 
SVO Clothe ta. a 5 net 


Turner's Handbook on Screg ine co 
etc, By: W) Price (Pcapy8vo : 


Reed’s Screw and Worm-wheel Cutting up-to- 
date. “Royal 22mo "<.. 


Rownson’s Iron MESehante Tables er renee 
randa, Weights and Measures. 32mo, leather ... 
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Spons’ Tables and Memoranda for Engineers. 
By J. T. Hurst, C.E. Twelfth edition, ray 
roan, gilt edges 


Ditto ditto in Toei case 


Gauges at a Glance. By T. Tavror. Second 
edition, post 8vo, oblong, with tape converter wet 


Optical Tables and Data, for the use of Opticians. 
By S. P. THompson. Oblong 8vo de net 


Short Logarithmic and other Tables. By W. C. 
Unwin. Fourth edition, small 4to 


Fifty-four Hours’ Wages Calculator. By H. N. 
WHITELAW. Second edition, 8vo ... ae, net 


Wheel Gearing. Tables of Pitch Line Diameters, 
'- etc. By A. WitpcGoose and A. J Orr. Fcap. 
B2mOn 7 500 net 


ers. CG: ae atanicdt ee est use, with lateral 
index for ready reference. By C. J. Woopwarb. 
Crown 8vo, limp leather 


MISCELLANEOUS, 


Bicycle Repairing. By S. D. V. Burr. Fourth 
edition, 200 illus. 8vo. (New York) 


The Phonograph, and how to construct it. By 
W. GILLETT. 6 plates, crown 8vo a 


Paint and Colour Mixing. By A. S. JENNINGs. 
4 coloured plates, 94 pp., 8vo ie a net 


Prize Essay on the Suspension of Cae eee 
By W. Puitipson. 64 plates, 8vo 


Spons’ Engineer’s Diary and Year Book, issued 
annually. 4to Si 


Spons’ Mechanics’ Own eos A ve for 
Handicraftsmen and Amateurs. Fifth edition, 
1430 illus. 720 pp. demy 8vo 


Ditto ditto half morocco 
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The Journal of the Iron and Steel Institute. 


Edited by BenNetr H. BrouaGu, Secretary. 
Published Half-yearly, 8vo, cloth, 16s. 


The Journal of the Institution of Electrical 
Engineers. 


Edited by W. G. McMi tan, Secretary. 
The Transactions of the Society of Engineers. 


Edited by Perry F. Nursey, Secretary. 
Published Annually, 8vo, cloth, 15s. 


The Proceedings of the Incorporated Association 
of Municipal and County Engineers. 
Edited by Tuomas Co te, Assoc. M. Inst. C.E. 


The Transactions of the Incorporated Institution 


of Gas Engineers. 


Edited by THomas Cote, Assoc. M. Inst. C.E. 
Published Annually, 8vo, cloth, ats. 


The Transactions of the Institution of Mining and 
Metallurgy. 


Edited’ by C. McDermip, Secretary. 
Published Annually, 21s. net. 


London; E. & F. N. SPON, Ltd., 125 Strand. 
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am and Harding’s Patent Engine Counters, 
) Reducing Gear for Indicating Engines, Sali- 
nometers, Thermometers, Lever Clocks, etc. 


REPAIRS PROMPTLY EXECUTED. 


MSOE Libra 


Tiiiiion / 


THE PHOSPHOR BRONZE CO. 


LIMITED, 
87 Sumner Street, Southwark, 
LONDON, S-E. 


ANA SV 


THE PHOSPHOR BRONZE CO. 


LIMITED, 
87 Sumner Street, Southwark, 


LONDON, S.E. 


QONTHACTORS TO HLM, GOVERNMENT, INDIA OFFICE, ETC, 
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